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BACKGROUND OF THE INVENTION 

1. Field of the Invention: 

6 The present invention relates to a liquid crystal display device in which a display medium having liquid crys- 

tal regions partitioned by polymer wails formed of a polymer is sandwiched between two facing substrates, 
and a method for producing the same. 

2. Description of the Related Art 

10 

There are various kinds of display modes for a liquid crystal display device. For example, as liquid crystal 
display devices taking advantage of electro-optic effects, liquid crystal display devices of a twisted nematic 
(TN) mode, a super twisted nematic (STN) mode, etc. using nematic liquid crystal molecules have been put 
to practical use. In addition, a liquid crystal display device using ferroelectric liquid crystal (FLC) has been pro- 
fs posed. These liquid crystal display devices require polarizing plates and an orientation treatment. 

Examples of liquid crystal display devices taking advantage of light scattering of liquid crystal, requiring 
no polarizing plates include a liquid crystal display device of a dynamic scattering (DS) mode or a phase change 
(PC) mode. 

In recent years, a liquid crystal display device requiring no polarizing plates or orientation treatment; i.e., 
20 a liquid crystal display device taking advantage of the birefringence of liquid crystal and electrically regulating 
a transparent state and an opaque state of the device has been proposed. According to the system of this type 
of liquid crystal display device, a display is performed as follows: 

When liquid crystal molecules are aligned by the application of a voltage, the ordinary retractive index of 
the liquid crystal molecules and the refractive index of a medium for supporting the liquid crystal molecules, 
25 such as a polymer coincide with each other, whereby a transparent state is obtained. On the other hand, when 
no voltage Is applied to the device, light scattering is caused due to the turbulence of the orientation of the 
liquid crystal molecules. In this way, a display is performed. 

As a method for producing a light scattering type liquid crystal display device of this system, the following 
five methods have been proposed. 
30 (1) A display medium is obtained by making liquid crystal contained in polymer capsules (Japanese Na- 
tional Publication No. 58-501631). 

(2) A light-curable or thermosetting resin and liquid crystal are mixed; and only the resin is deposited and 
cured. Then, liquid crystal regions in a spherical shape are formed in the cured resin (Japanese National 
Publication No. 61-502128). 

35 (3) The diameter of spherical liquid crystal regions is regulated (Japanese Laid-Open Patent Publication 
No. 3-72317). 

(4) A polymer porous film is impregnated with liquid crystal (Japanese Laid-Open Patent Publication No 
3-59515). 

(5) Beads formed of a polymer which become a source for light scattering are floated in liquid crystal pro- 
40 vided between two transparent electrodes disposed apart from each other (Japanese Laid-Open Patent 

Publication No. 3-46621). 

However, in the case of method (1), since the liquid crystal contained in the polymer capsule is in the form 
of an individual sphere, a drive voltage for changing the orientation of the liquid crystal molecules is varied 
depending upon each liquid crystal region. As a result; a drive voltage for simultaneously operating all of the 

45 liquid crystal regions is increased, narrowing the application range of the liquid crystal display device. 

In the case of method (2), it is difficult to precisely regulate each diameter of the liquid crystal regions in 
a spherical shape although a phase separation method is used. 

In the case of method (3), it Is difficult to precisely align the liquid crystal regions in a round shape in a 
planar manner although a phase separation method is used. 

50 In the case of method (4), there are advantages in that appropriate resin materials and liquid crystal can 

be selected over a wide range, since a phase separation is not utilized when the liquid crystal regions are 
formed; and polymer porous films can sufficiently be purified. However, there are disadvantages in that each 
diameter of the liquid crystal regions in a round shape cannot suff iolentiy be regulated; and the liquid crystal 
regions cannot precisely be positioned in a direction along the surface of the substrate. 

& in the case of method (5), although the intensity of light scattering is large, it is difficult to uniformly dis- 

perse the beads and to cause light scattering at almost the same level in each pixel, resulting in the likelihood 
of an uneven display. 

As described above, in a polymer dispersed liquid crystal display device using polymer type liquid crystal, 
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In which liquid crystal regions are dispersed, it has been difficult to form the liquid crystal display regions in a 
uniform manner and to precisely regulate the position of the liquid crystal regions in a direction along the sur- 
face of the substrate. Thus, the liquid crystal regions have a variety of different diameters and the distribution 

s thereof is not uniform. In add Won, because of the difficulty in precisely positioning the liquid crystal regions, 
the drive voltage for each liquid crystal region is different This results in a threshold value characteristic curve 
which is not steep and the drive voltage becomes relatively high. Moreover, a number of small liquid crystal 
regions having low light scattering ability are present, so that contrast In the resulting display is relatively low. 
Since the shape of the liquid crystal regions is not uniform and It is difficult to regulate the position of the 

10 liquid crystal regions in a direction along the surface of the substrate, a large screen cannot be obtained under 
a high precision condition. Moreover, in the case where a simple matrix drive method, In which signals are 
turned on/off to obtain an average signal and a liquid crystal display device is driven by the average signal, is 
used for the polymer dispersed liquid crystal display device, a duty ratio (I.e., a ratio of time during which each 
signal is turned on) cannot be made large. 

is Furthermore, in the polymer dispersed liquid crystal display device, it is difficult to perform orientation 

treatment The reason for this is described as follows: 

An example of an orientation treatment method is proposed in Japanese La id-Open Patent Publication No. 
3-52843 and "Liquid crystal". Vol. 5, No. 5, p. 1477, (1989). According to this method, a magnetic field, an elec- 
tric field, etc are applied to a liquid crystal display device during a production stage while a polymer Is formed 

20 by the polymerization. However, In this method, since the surface of the polymer is not directly subjected to 
an orientation treatment the orientation regulating ability is weak. In addition, liquid crystal molecules are 
aligned only in one direction, so that this method cannot be applied to modes such as a TN mode and an STN 
mode. In which liquid crystal molecules should be aligned in different directions to each other along the facing 
sides of two substrates sandwiching the liquid crystal. 

25 Another example of an orientation treatment method is described in "Extended Abstracts", p. 320 (The 1 7th 
Liquid Crystal Forum). According to this method, liquid crystal molecules are indirectly oriented via polymer 
walls formed on substrates which are subjected to an orientation treatment However, in this method, ft is im- 
possible to prevents polymer from remaining on the surface of an orientation film on the pixel electrodes, which 
makes it difficult to directly align liquid crystal molecules and remarkably decreases an orientation regulating 

30 a bflity in the same way as in the above-mentioned method. This causes serious practical problems In the use 
of a liquid crystal display device obtained by using this method. 

Moreover, as described above, in a liquid crystal display device which uses ferroelectric liquid crystal, re- 
quirmg polarizing plates and an orientation treatment, a smectic (SmC*) phase is utilized for the purpose of 
causing spontaneous polarization. The regularity of this phase structure is closer to that of crystal, compared 

35 with that of a nematte phase, so that the smectic phase is weak against a physical shock. In order to solve 
this problem, ft Is considered that a physical shock is alleviated by dispersing ferroelectric liquid crystal in a 
polymer. However, this method is not put to practical use since it is difficult to perform an orientation treatment 
in the polymer. 

Japanese Laid- Open Patent Publication Nos. 63-264721 and 264722 propose a method for aligning fer- 
40 roeJectric liquid crystal molecules in a polymer. According to this method, a polymer in which ferroelectric crys- 
tal is dispersed is formed on a film and is subjected to u niaxial stretching, whereby t he ferroelectric liquid crystal 
molecules are aligned. However, in this method, since a number of interfaces between liquid crystal regions 
and the polymer waOs are present in one pixel, linearly polarized light which is incident upon a liquid crystal 
display device is scattered and part of the light is depolarized. As a result, the opaque level of the liquid crystal 
45 display device is decreased, which causes deteriorated contrast In the same way, this problem is caused in 
other display modes requiring polarizing plates, such as the TN mode, the STN mode, and the electrically con- 
trolled birefringence (ECB) mode. 

Japanese La Id-Open Patent Publication Nos. 59-201021.61-205920, and 3-192334 disclose that in order 
to provide shock resistance of an FLC, polymer waOs are formed by photolithography on a substrate material 
so subjected to an orientation treatment to form a ceii, and then liquid crystal is injected into the cell. However, 
according to this method, independent I Iquid crystal areas cannot be formed and cell thickness cannot be regu- 
lated with precision. 

As described above, it is d iff icu It to conduct an orientation treatment simultaneously with dispersing a liquid 
crystal material In a polymer. Even though the orientation treatment can be conducted, contrast Is remarkably 
ss decreased due to the depolarization caused by light scattered on the interfaces between the liquid crystal and 
the polymer. The reason why it is difficult to conduct the orientation treatment is that the polymer enters be- 
tween the substrate and the liquid crystal when the liquid crystal is dispersed in the polymer. The light scat- 
tering caused on the Interfaces between the liquid crystal and the polymer can be prevented by decreasing 
the interfaces between the liquid crystal in the pixels and the polymer as much as possible and by making at 
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least one liquid crystal region present in one pixel (I.e., regulating the position and size of the liquid crystal 
regions). However, at the present time, the liquid crystal regions are naturally formed (i.e., the liquid crystal 
regions are formed under the condition that the position and size thereof are not regulated). Moreover, a liquid 

6 crystal display device using FLC has the problem of low shock resistance as described above. 

The liquid crystal display devices obtained by the above-mentioned five methods (1) to (5) are light scat- 
tering type devices, and thus, these devices cannot be applied to the non light scattering type liquid crystal 
display devices of a TN mode, an STN mode, an ECB mode, etc 

In addition, for example, Japanese Laid-Open Patent Publication No. 2-153316 discloses that display 

to areas of a i iquld crystal display device are limited in a polymer by using a photomask. According to this method, 
transparent portions cured by light irradiation and uncured portions covered with the photomask are divided 
whle a voltage Is applied between electrodes. Then, the photomask is removed, and the uncured portions are 
cured to form scattering portions. The display device thus obtained is manufactured in view of a display of an 
independent pattern. When an electrical field Is applied to the device, the light scattering portions become 

is transparent, whereby the entire cefl becomes transparent However, in this method, the shape of liquid crystal 
is not regulated by the photomask. 

Japanese Laid-Open Patent Publication No. 59-226322 discloses that a mixture containing a polymer ma- 
terial and a liquid crystal material is dissolved in a solvent and the solvent Is removed from the obtained sol- 
ution, whereby a phase separation is conducted between the polymer and the liquid crystal. 

20 Furthermore, Japanese Laid-Open Patent Publication No. 2-116824 discloses a method for fixing liquid 

crystal regions on polymer walls in a liquid crystal display device. According to this method, a liquid crystal 
material and a polymerizable liquid crystalline compound having a liquid crystalline Junctional group attached 
to Its side chain are dissolved in a solvent Then, the solution thus obtained was coated onto the surface of a 
substrate. After that the solvent is removed, whereby a phase separation Is conducted between the liquid crys- 

25 tal material and the liquid crystalline polymer to f be the liquid crystal regions on the polymer walls. 

In the case of the respective above-mentioned suggested methods, unreacted monomers or oligomers 
remain in the liquid crystal regions of the polymer dispersed liquid crystal display device. Due to these remain- 
ing substances, the viscosity of the liquid crystal is high. As a result the response speed Is low. In order to 
overcome this problem, Japanese Laid-Open Patent Publication Nos. 4-14015 and 4-166422 disclose the use 

30 of a resin material of a fluorine type for the purpose of decreasing the drive voltage and Improving the electrical 
holding ratio. However, when a liquid crystal display device Is manufactured by using a resin material of a flu- 
orine type, the response speed ^ under and applied voltage is increased due to the presence of the fluorine 
atoms on the interlaces between the liquid crystal and the resin. In contrast the response speed td under no 
applied voltage is decreased, since the driving force (interaction (orientation regulating abiity) between the 

35 polymer material and the liquid crystal material) for making the liquid crystal return to the original state is weak- 
ened. 

Examples of a material generally used as a liquid crystal material include cyanobiphenyl type materials 
and cyanopyrimidine type materials having a CN group in its molecule. Those materials are disclosed in Jap- 
anese Laid-Open Patent Publication Nos. 2-28284. 2-75666. 2-85822, and 2-272422 to 2-272424. However, 
40 this CN group is polarized, has strong reactivity, and facilitates the introduction of the impurities of the entire 
system into the liquid crystal material. Because of this, there is a problem that in the manufacturing process 
for a polymer dispersed liquid crystal display device which has a number of chances to come into contact with 
other compounds, the liquid crystal display device thus obtained cannot maintain a high electrical holding ratio 
(90% or more). Moreover, In the case where the polymerizable material contained in a mixture of the liquid 
45 crystal material and the polymerizable material is cured to cause a phase separation between the I Iquld crystal 
and the polymer, reactive sites of the liquid crystal and the polymerizable material coexist in the mixture, which 
damages the liquid crystal to remarkably decrease the electrical holding ratio. 

Furthermore, in a method for causing a phase separation between the liquid crystal and the photosetting 
resin by curing the photosetting resin, it is easy to regulate the size of liquid crystal regions; however, an un- 
fit) reacted monomer remains in a display medium containing the liquid crystal and the resin, and the strength of 
the polymer walls formed of the resin is not sufficient Thus, electro-optic characteristics of the obtained ceil 
is varied due to thermal change. In addition, there is a problem in that the adhesion between the substrate 
and the polymer dispersed liquid crystal material is low, so that the polymer dispersed liquid crystal material 
Is partially peeled off from the substrate due to the contraction of the resin. 

55 

SUMMARY OF THE INVENTION 

A liquid crystal display device of the present invention includes: 

two substrates facing each other, at least one of the substrates being transparent; 
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electrodes disposed on inside surfaces of the respective substrates; 

a display medium which is provided between the two substrates and formed of polymer wails and liquid 
crystal regions partitioned by the polymer walls; and 
6 a plurality of pixels, 

wherein an Interval a between a center of one liquid crystal region and a center of an adjacent liquid 
crystal region in a direction along a surface of the substrate is within a width of one pixel along the direction, 
and 80% or more of the intervals a satisfy the relationship: 3b/2 > a > W2. where b Is an average of the intervals 
a. 

10 In another aspect of the present invention, a method for manufacturing a liquid crystal display device hav- 
ing a plurality of pixels, includes the steps of. 

providing a mixture containing a photopolymerizable compound and a liquid crystal material between a 
pair of substrates, two substrates facing each other, at least one of the substrates being transparent, electrodes 
being disposed on inside surfaces of the respective substrates; and 
15 irradiating light to the mixture with a light intensity distribution in which light intensity of at least one por- 

tion of each pixel is 90% or less of a maximum illuminance in a circular area which corresponds to 10 times 
the pixel area and whose center is situated in a center of the pixel. 

In one embodiment a photomask having a pattern with regularity Is placed on the transparent substrate, 
and light Is Irradiated through the photomask to the mixture provided between the substrates. 
20 In another embodiment the pattern with regularity is formed on the photomask, and the pattern covers 
30% or more of at least each pixel. 

In another embodiment the pattern with regularity Is formed on the photomask, a minimum repeating unit 
of the pattern has a size within a circle having a diameter in the range of 1 urn to 60 ion, and an Interval between 
a center of one unit and a center of an adjacent unit is in the range of 1 jim to 50 |im. 
25 In another embodiment the photomask having a pattern with regularity is placed inside one of the sub- 
strates, and light is irradiated through the photomask to the mixture provided between the substrates. 

In another embodiment the pattern with regularity is formed on the photomask, and the pattern covers 
30% or more of at least each pixel. 

In another embodiment the pattern with regularity is formed on the photomask, a minimum repeating unit 
30 of the pattern has a size within a circle having a diameter In the range of 1 um to 50 jim. and an Interval between 
a center of one unit and a center of an adjacent unit is in the range of 1 |im to 50 |im. 
In another aspect of the present invention, a liquid crystal display device includes: 

two substrates feeing each other, at least one of the substrates being transparent electrodes disposed 
on inside surfaces of the respective substrates; and 
35 a display medium which is provided between the two substrates and formed of polymer walls containing 

a polymer as their main component and liquid crystal regions containing liquid crystal as t heir main component; 

wherein the liquid crystal regions are partitioned by the polymer walls and are close to the substrates, 
portions of the liquid crystal regions close to the substrates being in parallel with the substrates. 

In one embodiment an orientation direction of a plurality of liquid crystal molecules contained in each of 
40 the liquid crystal regions Is concentric along the polymer walls within a plane which is In parallel with the sub- 
strates. 

In another embodiment each of the liquid crystal regions has a plurality of liquid crystal domains and an 
orientation direction of each of the liquid crystal domains is concentric along the polymer walls within a plane 
which is in parallel with the substrates. 

45 In another embodiment each of the liquid crystal regions has an inside liquid crystal domain situated In 

a center thereof, a polymer region surrounding an outside of the inside liquid crystal domain, and a plurality 
of outside liquid crystal domains surrounding an outside of the polymer region; and the respective outside liquid 
crystal domains are aligned in a radial manner within a plane which is in parallel with the substrates. 

In another embodiment the liquid crystal regions have a plurality of liquid crystal domains, and an orien- 

so tation direction of each of the liquid crystal domains is different within a plane which is In parallel with the sub- 
strates. 

In another embodiment the liquid crystal regions have a polymer region positioned In the center thereof 
and a plurality of liquid crystal domains surrounding an outside of the polymer region, and the respective liquid 
crystal domains are aligned In a radial manner within a plane which is in parallel with the substrates. 
05 in another embodiment the liquid crystal display device of the present invention includes a plurality of 

pixels, and the liquid crystal regions are provided In at least one pixel. 

In another embodiment at least one liquid crystal region contained in the pixel has a size of 30% or more 
of the pixel size. 

In another embodiment an orientation direction of a plurality of liquid crystal molecules contained in each 
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of the liquid crystal regions is concentric along the polymer walls within a plane which is in parallel with the 
substrates. 

In another embodiment, each of the liquid crystal regions has a plurality of liquid crystal domains, and an 
5 orientation direction of each of the liquid crystal domains Is concentric along the polymer walls within a plane 
which is in parallel with the substrates. 

In a not her embodiment the liquid crystal regions have an inside liquid crystal domain positioned ina center 
thereof, a polymer region surrounding an outside of the inside liquid crystal domain, and a plurality of outside 
liquid crystal domains surrounding an outside of the polymer region; and the respective outside liquid crystal 
10 domains are aligned in a radial manner within a plane which is In parallel with the substrates. 

In another embodiment, the liquid crystal regions have a plurality of liquid crystal domains, and an orien- 
tation direction of each of the liquid crystal domains is different within a plane which is in parallel with the sub- 
strates. 

In another embodiment, the liquid crystal regions have a polymer region positioned in a center thereof and 
15 a plurality of liquid crystal domains surrounding an outside of the polymer region; and the respective liquid 
crystal domains are aligned in a radial manner within a plane which is in parallel with the substrates. 

In another embodiment, a liquid crystal display device of the present invention includes a plurality of pixels, 
and two or more of the liquid crystal regions are entirely or partially provided in one pixel. 
In another embodiment, the pixel has a longitudinal side of 200 |im or more. 
20 In another embodiment, an orientation direction of a plurality of liquid crystal molecules contained in the 

liquid crystal regions are concentric along the polymer walls within a plane which is In parallel with the sub- 
strates. 

In another embodiment, each of the liquid crystal regions has a plurality of liquid crystal domains, and an 
orientation direction of each of the liquid crystal domains is concentric along the polymer walls within a plane 
25 which Is In parallel with the substrates. 

In another embodiment each of the liquid crystal domains has an inside liquid crystal domain positioned 
in a center thereof, a polymer region surrounding an outside of the inside liquid crystal domain, and a plurality 
of liquid crystal domains surrounding an outside of the polymer region; and the respective outside liquid crystal 
domains are aligned In a radial manner within a plane which Is in parallel with the substrates. 
30 In another embodiment the liquid crystal region has a plurality of liquid crystal domains, and an orientation 

direction of each of the liquid crystal domains is different within a plane which is in parallel with the substrates. 

In another embodiment each of the liquid crystal regions has a polymer region positioned in a center there- 
of and a plurality of liquid crystal domains surrounding an outside of the polymer region, and the respective 
liquid crystal domains are aligned in a radial manner within a plane which is in parallel with the substrates. 
as In another embodiment, a plurality of liquid crystal molecules contained in each of the liquid crystal regions 
are aligned in a helical manner along a helical axis which Is vertical with respect to the substrates. 

In another embodiment the plurality of liquid crystal molecules contained in each of the liquid crystal re- 
gions are provided with a helical pitch of 15 urn to 100 um. 

In another embodiment dx A n is in the range of 0.4 |im to 1.1 um; and a distance between the substrates 
40 is ki the range of 3 ^im to 10 um. where d is a t hickness between horizontal portions in each of the liquid crystal 
regions and A n is anisotropy of refractive index thereof. 

In another embodiment the display medium has a structure in which a liquid crystalline compound Is fixed 
in the vicinity of an interface between the liquid crystal region and the polymer wall. 

In another embodiment anisotropy of dielectric constant As L of the liquid crystal region and anisotropy of 
45 dielectric constant Ae P of the liquid crystalline compound have a relationship of Ae L x As P < 0. 

In another embodiment the liquid crystalline compound has at least one of a fluorine atom and a chlorine 
atom and the liquid crystal region is formed from a liquid crystal material having at least one of fluorine atom 
and a chlorine atom in its molecule. 

In another embodiment the liquid crystalline compound has an optically active group in its molecule and 
so the liquid crystal region is formed from ferroelectric liquid crystal. 

In another embodiment the polymer walls are formed in a liquid crystal state. 

In another embodiment the liquid crystal regions and the polymer walls contain a dichroic dye. 

In another embodiment the polymer walls are formed in a liquid crystal state, and the polymer walls and 
the liquid crystal regions are in the same orientation when no voltage is applied to the display medium. 
55 In another embodiment at least one of the substrates has an orientation film in contact with the display 

medium, and the polymer walls and the liquid crystal regions are in the same orientation, based on the orien- 
tation fflm. 

In another embodiment the liquid crystal regions and the polymer walls contain a dichroic dye. 

in another embodiment anisotropy of dielectric constant Act of the liquid crystal region and anisotropy of 
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dielectric constant Ae P of the liquid crystalline compound have a relationship of Abl x As p < 0. 

In another embodiment, a remaining monomer ratio obtained from Infrared absorption caused by a double 
bond between carbons in the polymer wad and infrared absorption caused by a carbonyl group of an ester In 
5 the polymer wall is 10% or less. 

In another embodiment, a light-intercepting mask Is placed on one of the substrates so that light- 
Intercepting portions of the mask cover portions where the substrate and the polymer walls are in contact with 
each other. 

In another embodiment, the light-intercepting mask Is placed so that the light-Intercepting portions thereof 
10 cover 50% or more of the respective portions where the substrate and the polymer walls are in contact with 
each other. 

In another embodiment orientation films are respectively formed on the electrodes mounted on the sub- 
strates. 

In another embodiment, the orientation films are uniaxially aligned by an orientation treatment 
15 In another embodiment at least one of the orientation films contain a photopoiymerization initiator. 

In another embodiment a polarizing plate is provided outside of at least one of the substrates. 
In another aspect of the present invention, a method for manufacturing a liquid crystal display device hav- 
ing a plurality of pixels. Includes the steps oft 

providing a mixture containing a photopoiyrnerizable compound and a liquid crystal material between a 
20 pair of substrates, two substrates facing each other, at least one of the substrates being transparent and elec- 
trodes being disposed on Inside surfaces of the respective substrates, thereby forming a cell; and 

Irradiating the mixture with light under the condition that intensfty of light is reduced In predetermined 
portions of the mixture, thereby forming a display medium between the substrates, the display medium having 
polymer walls contain frig a polymer as their main component and liquid crystal regions containing liquid crystal 
25 as their main component 

In one embodiment the predetermined portions correspond to at least one pixel, whereby the liquid crystal 
regions are provided in at least one pixel. 

In another embodiment an area of each of the predetermined portions corresponds to 30% or more of 
each pixel area, whereby at least one liquid crystal region contained In the pixel is made 30% or more of the 
30 pixel area. 

In another embodiment intensity of light is reduced by using a photomask, and the photomask is placed 
on the side of the display medium of one of the substrates. 

In another embodiment the mixture is Irradiated with light through a photomask, the photomask having 
a plurality of masking portions for forming the liquid crystal regions and each of the masking portion having 
35 at least one light transmission hole at least in a center thereof, whereby liquid crystal domains are formed in 
a radial manner in each of the liquid crystal regions. 

In another embodiment the method for manufacturing a liquid crystal display device of the present inven- 
tion uses a photomask having masking portions for forming the liquid crystal regions, each of the masking por- 
tions having a light transmission hole In a center thereof and light transmission slits deposed in a radial manner 
40 around the transmission hole. 

In another embodiment the mixture is Irradiated with light while alternating a light-irradiating period and 
a non light-irradiating period. 

In another embodiment the mixture further contains a compound having effects for suppressing photo- 
polymerization. 

45 In another embodfrnent the display medium having walls containing a polymer as their main component 

and liquid crystal regions containing liquid crystal as their main component is formed between the substrates 
by irradiating light to all of the portions or part thereof excluding the pixels. 

In another embodiment light which is irradiated to all of the portions or part thereof excluding the pixels 
is linear light 

so In another embodiment light Irradiation to all of the portions or part thereof excluding the pixels is con- 

ducted whle spot light in a dot shape is moved. 

In another embodiment intensity of light is reduced by using an insulating film formed on the electrode of 
one of the substrates, and the display medium having walls containing a polymer as its main component and 
liquid crystal regions containing liquid crystal as its main component is formed between the substrates by ir- 
ss radiating light to the mixture from the side of the substrate on which the insulating film is formed. 

In another embodiment the step of forming a cell is conducted by attaching the two substrates after pro- 
viding the mixture on one of the substrates. 

In another embodiment polarizing plates are formed on external surfaces of the two substrates. 

In another aspect of the present invention, a method for manufacturing a liquid crystal display device hav- 
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ing a plurality of pixels, includes the steps of: 

forming an orientation film containing a photopolymerization initiator on at least one of a pair of sub- 
strates, two substrates facing each other, at least one of the substrates being transparent, and electrodes being 
disposed on Inside surfaces of the respective substrates; 

subjecting the substrate on which the orientation fflm is formed to a rubbing treatment in one direction; 

providing a mixture containing a photopolymerizable compound and a liquid crystal material between 
the pair of substrates after the rubbing treatment and 

forming a display medium having potymer walls containing a polymer as their main component and liquid 
crystal regions containing liquid crystal as their main component by curing the photopolymerizable compound. 

In one embodiment, the photopolymerizable compound contained in the mature contains a liquid crystal- 
line compound having at least one polymerizable functional gjoup In its molecule. 

In another embodiment, a compound having a polymerizable functional group, at least one of a fluorine 
atom and a chlorine atom in its molecule is used as the liquid crystalline compound, and a liquid crystal material 
having at least one of a fluorine and a chlorine atom in its molecule Is used for the liquid crystal regions. 

In another embodsnent, a compound having a polymerizable functional group and an optically active group 
in its molecule is used as the liquid crystalline compound, and ferroelectric liquid crystal is used for the liquid 
crystal regions. 

in another embodiment, UV-rays are irradiated to the mixture so that portions where the liquid crystal re- 
gions are to be formed become weak light- irradiated regions, thereby optically polymerizing the photopoly- 
merizable compound. 

In another embodiment, weak light- irradiated regions are formed by using a photomask, and the photo- 
mask Is placed on the side of the display medium of one of the substrates. 

In another embodiment, the step of forming a cell is conducted by attaching the two substrates after pro- 
viding the mixture on one of the substrates. 

In another embodiment, polarizing plates are formed on external surfaces of the two substrates. 

In another aspect of the present Invention, a method for manufacturing a liquid crystal display device hav- 
ing a plurality of pixels, Includes the steps oft 

forming a thin fflm pattern containing a photopolymerization Initiator on one surface of at least one of 
a pair of substrates, the substrates respectively having electrodes and at least one of the substrates being 
transparent; 

providing a mixture containing a polymerizable compound and a liquid crystal material between the pair 
of substrates, at least one of the substrates having the thin fUm pattern, thereby forming a cell; and 

forming a display medium between the substrates by curing the polymerizable compound, the display 
medium having polymer walls containing a polymer as their main component and liquid crystal regions con- 
taining liquid crystal as their main component 

In one embodiment the polymerization initiator is a photopolymerization initiator, the polymerizable com- 
pound is a photopotymerizable compound, a photomask allowing 50% or more of the thin film pattern to be 
exposed is placed outside of one of the substrates, and light is irradiated to the photopolymerizable initiator 
and the photopolymerizable compound through the photomask to cure the photopolymerizable compound. 

In another embodiment the photopolymerizable compound contained In the mixture contains a liquid crys- 
talline compound having at least one kind of polymerizable functional group at its molecule. 

In another embodiment a compound having a polymerizable functional group, and at least one of a fluorine 
atom and a chlorine atom in its molecule is used as the liquid crystalline compound; and a liquid crystal material 
having at least one of a fluorine atom and a chlorine atom In its molecule is used for the liquid crystal regions. 

In another embodiment a compound having a polymerizable functional group and an optically active group 
in its molecule is used as the liquid crystalline compound and ferroelectric liquid crystal is used for the liquid 
crystal regions. 

In another embodiment UV-rays are irradiated to the mixture so that portions where the liquid crystal re- 
gions are to be formed become weak light-irradiated regions, thereby optically polymerizing the polymerizable 
compound. 

In another embodiment the polymerization initiator is a heat polymerization initiator, the polymerizable 
compound is a heat polymerizable compound, and the heat polymerization initiator and the mixture are heated 
to cure the heat polymerizable compound. 

In another embodiment the step of forming a cell is conducted by attaching the two substrates after pro- 
viding the mixture on one of the substrates. 

In another embodiment polarizing plates are formed on external surfaces of the two substrates. 

In another aspect of the present Invention, a met hod for manufacturing a liquid crystal display device hav- 
ing a plurality of pixels, includes the steps of: 
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providing a mixture between a pair of substrates facing each other, thereby forming a ceil, at least one 
of the substrates being transparent, electrodes being disposed on inside surfaces on the respective substrates, 
the mixture containing a liquid crystal material, a potymertzabJe liquid crystalline material having a liquid crys- 
talline fo notional group in its molecule, a polymertzabJe compound, and a polymerization initiator, anisotropy 
of dielectric constant Asl of the liquid crystal material and anisotropy of dielectric constant Asp of the polymer- 
izable liquid crystail Ine material having a relationship of Asl x Aep < 0, and 

forming a display medium between the substrates by polymerizing the potymerizable compound, the 
display medium having polymer walls containing a polymer as their main component and liquid crystal regions 
containing liquid crystal as their main component providing the liquid crystalline Hi notional groups in the liquid 
crystal regions to fix a liquid crystalline polymer on the polymer wals. 

In one embodiment, the polymerizable compound is a photopolymerizabie compound, the polymerization 
initiator is a photopolymerizatton Initiator, and the polymerizable compound is optically polymerized. 

In another embodiment UV-rays are irradiated to the mixture so that portions where the liquid crystal re- 
gions are to be formed become weak light- Eradiated regions, thereby optically polymerizing the mixture. 

In another embodiment the weak light-Irradiated regions are formed by using a photomask, and the pho- 
tomask is placed on the side of the display medium of one of the substrates. 

In another embodiment the polymerizable compound is a heat polymerizable compound, the polymeriza- 
tion initiator is a heat polymerization Initiator, and the polymerizable compound is polymerized by heating. 

In anther embodknent a compound having at least one of a fluorine atom and a chlorine atom In its mol- 
ecule is used as the liquid crystal material and the polymerizable liquid crystalline material. 

In another embodiment the step of forming aceD is conducted by attaching the two substrates after pro- 
viding the mixture on one of the substrates. 

In another embodiment the step of forming a ceD includes the steps of 

coating the mixture onto one of the substrates, the mixture fort her containing a solvent capable of ho- 
mogeneously dissolving the liquid crystal material and the polymerizable liquid crystalline material; 

removing the solvent from the mixture coated onto one of the substrates by evaporation to provide the 
liquid crystalline Hi notional groups in the liquid crystal regions, thereby fixing a liquid crystalline compound on 
the polymer walls; and 

placing the other substrate on the substrate on which the mixture is coated. 

In another embodiment polarizing plates are formed on external surfaces of the two substrates. 

In another aspect of the present Invention, a method for manufacturing a liquid crystal display device hav- 
ing a plurality of pixels, includes the steps of: 

providing a mixture between a pair of substrates lacing each other, thereby forming a cell, at least one 
of the substrates being transparent electrodes being disposed on inside surfaces of the respective substrates, 
the mixture containing a liquid crystal material, a photopolymerizabie compound, photopolymerization initiator, 
and a radical generating agent 

irradiating light to the mixture to cause a phase separation, thereby obtaining a state in which liquid crys- 
tal regions are dispersed in the polymer walls; and 

thermally decomposing the radical generating agent by heating the display medium. 

In another embodiment UV-rays are irradiated to the mixture so that portions where the liquid crystal re- 
gions are to be formed become weak light-irradiated regions, thereby optically polymerizing the polymerizable 
compound. 

In anot her embodiment the weak light-irradiated regions are formed by a photomask, and the photomask 
is placed on the side of the display medium of one of the substrates. 

In another embodiment a liquid crystal material of at least one of a fluorine type and chlorine type is used 
as the liquid crystal material. 

In another embodiment the photopolymerizabie compound contains a photopolymerizabie liquid crystal 
compound. 

In another embodiment the step of forming a cell is conducted by attaching the two substrates after pro- 
viding the mixture on one of the substrates. 

In another embodiment polarizing plates are formed on external surfaces of the two substrates. 

Thus, the invention described herein makes possible the advantages of (1) providing a light scattering type 
liquid crystal display device in which liquid crystal regions in a drop shape, each having the same diameter, 
are formed with regularity in a direction along a surface of a substrate and which has a steep threshold char- 
acteristic curve and excellent contrast and a method for manufacturing the same; (2) providing a non light scat- 
tering type liquid crystal display device in which liquid crystal regions are formed under the condition that the 
size of liquid crystal regions Is adjusted with respect to pixels, and a method for manufacturing the same; (3) 
providing a liquid crystal display device in which the response speed is sufficiently improved and a high eleo- 
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tries) holding ratio is maintained, and a method for producing the same; (4) providing a liquid crystal display 
device in which unreacted substances such as an unreacted monomer remaining in a display medium is re- 
duced so as not to cause peeling between the substrate and the display medium, and a method for manufac- 
turing the same; (5) providing a liquid crystal display device in which each liquid crystal region can be provided 
with respect to pixels without a photomask by causing a phase separation between the liquid crystal and the 
polymer without allowing the liquid crystal and the polymer to be mixed with each other; and (6) providing a 
liquid crystal display device which can greatly contribute to the improvement of shock resistance of the liqu id 
crystal display device using ferroelectric liquid crystal, and a method for manufacturing the same. 

These and other advantages of the present invention will become apparent to those skilled in the art upon 
reading and understanding the following detaled description with reference to the accompanying figures. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 is a cross-sectional view showing a liquid crystal display device of Example 1. 

Figure 2A is a cross-sectional view showing the state of the liquid crystal display device of Example 1 be- 
fore being irradiated with light 

Figure 2Btsa cross-sectional view showing the state of the liquid crystal display device of Example 1 after 
being irradiated with light 

Figure 3 Is a view showing boundary regions between polymer walls cured by being irradiated with light 
and liquid crystal according to Example 1 . 

Figure 4 is a plan view of a photomask used in the case where one liquid crystal region is provided for one 
pixel electrode. 

Figure 6A is a plan view of a photomask used in the case where one liquid crystal region is provided for 
two pixel electrodes. 

Figure SB Is a plan view of a photomask used in the case where one liquid crystal region is provided for 
one row of pixel electrodes. 

Figure 6 is a cross-sectional view of a liquid crystal display device in which liquid crystal regions are made 
larger than those of Figure 2B, whereby the liquid crystal regions are formed closer to the pixel electrodes. 

Figure 7 Is a plan view of a cell, Blustratlng a method for Injecting a mixture into the ceil by vacuum injection. 

Figure 8 is a cross-sectional side view of the cefl shown in Figure 7. 

Figure 9 is a front view showing an injector. 

Figure 10A is a cross-sectional view showing a liquid crystal display device with an orientation f flm appli- 
cable to the present invention, where the size of liquid crystal regions is slightly smaller than that of pixel elec- 
trodes. 

Figure 10B is a cross-sectional view showing a liquid crystal display device with an orientation film appli- 
cable to the present invention, where the size of liquid crystal regions is larger than that of the pixels. 

Figure 11A is a view showing an orientation state of liquid crystal molecules in a conventional ECB liquid 
crystal display device under no applied voltage. 

Figure 11B is a view showing an orientation stats of liquid crystal molecules in a conventional ECB liquid 
crystal display device under an applied voltage. 

Figure 12A is a view showing an orientation state of liquid crystal molecules in an ECB liquid crystal display 
device according to the present invention under no applied voltage. 

Figure 12B is a view showing an orientation state of liquid crystal molecules in the ECB liquid crystal display 
device according to the present invention under an applied voltage. 

Figure 13 is a view showing boundary regions between polymer walls and liquid crystal in a liquid crystal 
display device of Comparative Example 6. 

Figure 14 is a plan view showing another photomask used in the present invention. 

Figure 15 is a plan view showing another photomask used in the present invention. 

Figure 16 is a plan view showing still another photomask used in the present invention. 

Figure 17 Is a view showing the case where a plurality of liquid crystal regions are formed in one pixel 
according to the present invention. 

Figure 1 8 shows a structure in wh ich the viewing angle dependency is further improved in the liquid crystal 
display device according to the present Invention. 

Figure 19 is a cross-sectional view showing still another example of a liquid crystal display device of the 
present invention. 

Figure 20 Is a plan view showing a photomask used for manufacturing the liquid crystal display device 
shown in Figure 19. 

Figure 21 Is a plan view showing a light-Intercepting mask provided In the liquid crystal display device 
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shown In Figure 19. 

Figure 22 is a view showing a liquid crystal region of a light scattering type. 

Figure 23 is a view showing a liquid crystal region of a non light scattering type obtained in the case where 
the photopolymerization speed is high. 

Figure 24A is a view showing a liquid crystal region of a non light scattering type obtained In the case where 
the photopolymerization speed is low. 

Figure 24B is a view showing another liquid crystal regions of a non light scattering type obtained in the 
case where the photopolymerization speed is low. 

Figure 24C is a view showing another liquid crystal region of a non light scattering type obtained In the 
case where the photopolymerization speed is low. 

Figure 24D Is a view showing another liquid crystal region of a non light scattering type obtained in the 
case where the photopolymerization speed is low. 

Figure 25 is a view showing a liquid crystal region of a non light scattering type obtained in the case where 
the photopolymerization speed is higher than that of Figures 24A to 24D and lower than that of Figure 23. 

Figure 26A is a view showing a I Iquid crystal region of a non light scattering type obtained in the case where 
the photopolymerization speed is still lower. 

Figure 26B Is a view showing another liquid crystal region of a non light scattering type obtained in the 
case where the photopolymerization speed is still lower. 

Figure 26C is a view showing another liquid crystal region of a non light scattering type obtained in the 
case where the photopolymerization speed is still lower. 

Figure 26D is a view showing another liquid crystal region of a non light scattering type obtained in the 
case where the photopolymerization speed is still lower. 

Figure 27 is a view showing a liquid crystal region of a non light scattering type obtained in the case where 
a light transmission hole is provided In the center of a masking portion of a photomask. 

Figure 28A is a front cross-secttonaJ view of a liquid crystal region of a liquid crystal display device of Ex- 
ample 4, where the helical pitch Is in the range of 15 \im to 100 jim. 

Figure 28B is a plan view showing the liquid crystal region shown in Figure 28A. 

Figure 28C is a plan view for each of the layers 1, II, III, and IV of the liquid crystal region shown In Figure 
28A. 

Figure 29A is a front cross-sectional view of a liquid crystal region of a liquid crystal display device of Ex- 
ample 4, where the helical pitch is more than 100 |im. 

Figure 298 is a plan view showing the liquid crystal region shown in Figure 29A. 

Figure 29C is a plan view for each of the layers I. B, III, IV layers of the liquid crystal region shown in Figure 
29A. 

Figure 30A is a front cross-sectional view of a liquid crystal region of a liquid crystal display device of Ex- 
ample 4, where the helical pitch is smaller than 15 |im. 

Figure 30B is a plan view showing the liquid crystal region shown in Figure 30A. 
Figure 31 is a plan view showrig an example of a photomask used in Example 5. 
Figure 32 is a plan view showing an example of a photomask used In Example 6. 
Figure 33 is a plan view showing liquid crystal regions obtained by using the photomask shown in Figure 

32. 

Figure 34A is a graph showing the viewing angle characteristic in the a direction of a liquid crystal display 
device of Example 6. 

Figure 34B is a graph showing the viewing angle characteristic in the b direction of a liquid crystal display 
device of Example 6. 

Figure 34C is a graph showing the viewing angle characteristic in the c direction of a liquid crystal display 
device of Example 6. 

Figure 34D is a view showing the relationship between the a, b, and c directions. 

Figure 35 is a cross-sectional view showing a polymer dispersed liquid crystal display device of Example 

9. 

Figure 36 is a cross-sectional view showing one step of a method for manufacturing the liquid crystal dis- 
play device shown in Figure 35. 

Figure 37 is a cross-sectional view showing a polymer dispersed liquid crystal display device of Example 

10. 

Figure 38 is a cross-sectional view showing one step of a met hod for manufacturing a liquid crystal display 
device shown in Figure 37. 

Figure 39 Is a schematic view showing an example of a shape for the thin film pattern of Example 10. 
Figure 40 Is a schematic view showing another example of a shape for the thin film pattern of Example 
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10. 

Figure 41 is a schematic view showing another example of a shape for the thin film pattern of Example 

10. 

Figure 42 is a cross sectional view showing a liquid crystal display device of Example 11 . 
Figure 43 is a plan view showing a map for crossing electrode lines in the liquid crystal display device of 
Example 11. 

Figure 44A is a view showing a state in which a conventional ECB liquid crystal display device performs 
a half tone display In a half tone. 

Figure 448 is a view showing a state in which the ECB liquid crystal display device of Example 1 1 performs 
a 1/2 tone display. 

Figure 45A is a view showing the orientation state of liquid crystal molecules in the 6H liquid crystal display 
device of Example 11 under no applied voltage. 

Figure 45B is a view showing the orientation state of liquid crystal molecules in the 6H liquid crystal display 
device of Example 11 under an applied voltage. 

Figure 46 is a cross-sectional view showing a liquid crystal display device of a light scattering type appli- 
cable to the present invention 

Figure 47 Is a cross-sectional view showing one step of a method for manufacturing a polymer dispersed 
liquid crystal display device of Application 39. 

Figure 48 is a perspective view of Figure 47. 

Figure 49 is a cross-sectional view showing one step of a method for manufacturing a surface stabilized 
ferroelectric liquid crystal (SSFLC) display device of Application 40. 
Figure 50 is a perspective view of Figure 49. 

Figure 51 Is a cross-sectional view showing one step of a method for manufacturing a surface stabilized 
ferroelectric liquid crystal (SSFLC) display device of Application 41. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

According to the present invention, a mixture containing, at least, a light-curable material and a liquid crys- 
tal material la inserted between two substrates, each substrate having electrodes. The inserted mixture is then 
irradiated with light under the condition that the intensity of light is reduced in places where liquid crystal re- 
gions of the mixture are to be formed. 

The light-curable material which is present in regions to which light is irradiated, reacts to form a core for 
a polymer wall. After that a concentration gradient of the material is formed due to the decrease in the con- 
centration of the material In the light-irradiated regions. Along this concentration gradient an un reacted ma- 
terial in regions, to which light having low intensity is Irradiated masking portions (the masking portions do not 
intercept light completely, but weaken the intensity of light} of a photomask, gathers in the light-irradiated re- 
gions and is polymerized to form polymer walls. In regions where the polymer walls are not formed, liquid crystal 
regions are formed. 

In this case, the position of the weak light-irradiated regions is set in accordance with the position of the 
liquid crystal regions to be formed in the display medium. When the mixture is irradiated wit h light liqu id crystal 
regions are formed in the weak light-irradiated regions. At this time, if light is irradiated to the mixture by using 
a photomask having relatively small masking portions, nearly spherical liquid crystal regions are formed In the 
weak light-irradiated regions. Thus, the resulting liquid crystal display device becomes a light scattering type. 
Figure 22 shows liquid crystal regions of a light scattering type. A number of liquid crystal regions d are formed 
in one pixel b and the diameter of each liquid crystal region d is very small. 

A light scattering type refers to a system In which light scattering and transparent states of a I Iquid crystal 
display device in which liquid crystal molecules are dispersed in a polymer are electrically regulated. A principle 
thereof is that the refractive Index of liquid crystal molecules is set so as to almost coincide with that of a poly- 
mer during the application of a voltage. In this case, while a voltage is applied, the I iquid crystal display device 
is in a transparent state. In contrast when no voltage is applied, the liquid crystal molecules are in a random 
orientation due to interaction with the polymer walls, whereby the apparent refractive index of the liquid crystal 
molecules is increased to cause mismatching with the refractive index of the polymer walls. Thus, the liquid 
crystal molecules take a light scattering state. 

The mixture of light-curable material and liquid crystal material is inserted between two substrates, each 
having electrodes with at least one of t he su bstrates being transparent The mixture is Irradiated wit h light under 
the condition that the intensity of light is reduced in portions of the mixture which correspond to at least 30% 
of the size of each pixel. As a means for reducing the intensity of light a photomask or the like Is used. The 
mixture is irradiated with light through the photomask or the like. 
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In portions of the mixture to which light with higher Intensity Is irradiated, the polymer material Is cured to 
form walls reaching the inside surfaces of both substrates. Liquid crystal regions are formed in portions par- 
titioned by the walla That is. the liquid crystal regions are formed in a dispersed state. 

When the mixture is Irradiated with light by using a photomask or the like having relatively large masking 
portions, liquid crystal regions are widened and have portions which are in parallel with the surface of the sub- 
strates. The parallel portions are formed in the vicinity of both substrates. The resulting liquid crystal display 
device is anon light scattering type. Anon light scattering typo refers to a system in which light scattering caused 
by the above-mentioned difference In refractive index between the liquid crystal region and the polymer wall 
is reduced as much as possible and a display is performed only by the change of the orientation of liquid crystal 
molecules. Examples of a method for taking advantage of the change of the orientation of liquid crystal mol- 
ecules Include a mode in which the change of the refractive index is taken by using polarizing plates (e.g., a 
TN mode and an ECB mode): and a guest-host (GH) mode in which a dichroic dye Is added to liquid crystal 
without using a polarizing plate. 

In the non light scattering type liquid crystal display device, each liquid crystal region can be provided in 
one pixel, each liquid crystal region can be provided in two or more pixels, or a plurality of liquid crystal regions 
can be provided in one pixel by appropriately regulating means for reducing the intensity of light such as a pho- 
tomask. In addition, even though the size of a pbcel may be large, one or more liquid crystal regk>n(s) can en- 
tirely be provided in one pbcel; some parts of t he liquid crystal regions are provided in one pbcel; or one or more 
entire liquid crystal regions and some parts thereof are provided in one pbcel. 

Moreover, it is also possible that a homogeneous mixture of a light-curable material and a liquid crystal 
material is oYopped or coated onto one substrate, then two substrates are attached to each other, and t he light- 
curable material Is cured. 

In particular, In the case where a photomask is used, portions to which light is Irradiated are dearly limited. 
Thus, even in the case where a plurality of liquid crystal regions are formed in one pbcel, the polymer can be 
provided in a large amount outside the pbcel, so that contrast can be Improved, which Is preferred. 

In the production of the non light scattering type liquid crystal display device, the photopoiymerization rate 
is changed by varying materials of the mixture and conditions of light irradiation, whereby a phase separation 
rate of a polymer and liquid crystal can be regulated. 

(1) The case where the phase separation rate (i.e., photopoiymerization rate) is high: 

Due to light leaked from the light-Irradiated regions, photopoiymerization of a poiymerizaWe material 
is also conducted In the weak light-Irradiated regions, and thus, a plurality of liquid crystal regions are 
formed therein. In this case, as shown in Figure 23. each liquid crystal region d present in a pbcel b is In 
the form of a circle, when seen from the upper side of the substrate, the orientation direction of the liquid 
crystal molecules in the crystal regions d is in the form of concentric circles along the polymer walls and 
is nearly in parallel with the surface of the substrate. When an electrical field is applied to this display 
medium so that a half tone is obtained, the liquid crystal molecules stand omnidirectionally, so that the 
apparent refractive index becomes almost the same, even when seen from any directions, and viewing 
angle characteristics are improved, resulting in satisfactory contrast 

(2) The case where the phase separation rate, (i.e., photopoiymerization rate) is low: 

A photopoiymerization reaction is decreased in the weak light- irradiated regions and the shape of each 
liquid crystal region becomes almost the shape of the masking portions of a photomask. However, light- 
curable materials present in the weak light-irradiated regions cannot completely reach the portions where 
the polymerization of the poiymerizaWe material (i.e., light-irradiated regions) is conducted. As shown in 
Figure 24A, 24B. 24C. or 24D. an inside liquid crystal region d is formed almost in the center of each pbcel 
b (the weak light-irradiated region, in this case), and a polymer region f and an outside liquid crystal region 
d v are formed so as to surround the inside liquid crystal region d. Thus, the outside liquid crystal region 
d v is formed, for example, in a donut shape or in a C shape. 

Liquid crystal in the inside liquid crystal region d formed almost in the center of the pbcel b has the 
same orientation as that described In the above-mentioned case (1). The liquid crystal region in a donut 
shape or the C-shaped liquid crystal region contains a plurality of liquid crystal domains g, and the plurality 
of liquid crystal domains g are formed almost in a radial manner with respect to the center of each pixel. 
Here, the respective liquid crystal domains g have different orientations from each other even though a 
polymer in a wall shape is not present between the liquid crystal domains g, and discrimination lines (ac- 
tually, interfaces) are present between the liquid crystal domains g. 

This phenomenon is caused as follows: 

Since a polymerization reaction is conducted while light-curable polymers move, the liquid crystal mol- 
ecules are oriented in a vertical direction with respect to the polymer walls. Moreover, in the case where 
the liquid crystal regions become large, the same phenomenon can be seen. 
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When an electrical field is applied to a display medium which has the above-mentioned orientation 
state, the Inside liquid crystal region d almost In the center of the pixel b has the same orientation as that 
of the above-mentioned case (1). In contrast. In the outside liquid crystal region d' in a donut shape or in 

6 a C shape, the direction in which the liquid crystal molecules stand is different in each domain, so that 

the characteristics of the angle of visibility. Le., viewing angle characteristics are remarkably improved in 
the same principle as that described In the above-mentioned case (1). if a photopotymerization rate is 
slightly higher than this case, liquid crystal regions as shown in Figure 25 are obtained. As is understood 
in Figure 25, a plurality of circular liquid crystal regions d2 are formed so as to be in contact with each 

10 other on the edges of pixel b and a plurality of circular liquid crystal regions d1 are formed so as to be 
surrounded by the liquid crystal regions d2. 

(3) The case where the phase separation rate (i.e., photopotymerization rate) is further lowered: 

The polymers remaining in the weak light-irradiated regions are 1urt her decreased, and the liquid crys- 
tal regions which have almost the same shape as that of the masking portions of a photomask are formed. 

15 In this case, as shown in Figure 26A, 26B, 26C, or 26D. each liquid crystal region d contains a plurality 

of liquid crystal domains g and the discrimination lines h between the liquid crystal domains g become 
vertical with respect to the polymer walls. The orientation of the liquid crystal molecules in the liquid crystal 
region d become random since an Island portion is not present in the center of the liquid crystal region d. 
At this time, if a hole for allowing light to pass through is provided in the center of the masking region (oor- 

20 responding to the pixel b) of a photomask, an island I made of a polymer can be formed in the center of 

the liquid crystal region d as shown in Figure 27, whereby the liquid crystal domains g are formed in a 
radial manner with respect to the island I. 

When an electrical field is applied to this display medium, the liquid crystal molecules move in the same 
way as in the above-mentioned case (2). The refractive index of the liquid crystal molecules is almost the same 

25 when seen from an omnidirection with a predetermined angle from a vertical direction to the substrate surface. 
Thus, the viewing angle characteristics can be Improved. This case is preferred since the ratio of the liquid 
crystal regions with respect to pixel (s) is Increased and contrast is Improved. 

In the above-mentioned cases (2) and (3), if a chiral agent is added to the mixture, a plurality of liquid crystal 
molecules contained in a liquid crystal region are as shown In Figures 28A, 28B, and 28C. That is, when the 

30 liquid crystal region d is seen through the substrate, a plurality of domains g are formed in a radial manner as 
shown In Figure 28B; however, as shown In Figure 28A, the respective liquid crystal molecules J are aligned 
In a helical manner around the helical axis k which is almost vertical with respect to the surface of the substrate. 
More specifically, when the I layer of Figure 28A is seen through the substrate, the I layer is disposed as shown 
in Figure 28C. When the II, 111, and IV layers of Figure 28A are seen through the substrate, the II, III, and IV 

35 layers are disposed as shown in Figure 28C. 

On the other hand, when a chiral agent is not added to the mixture, a plurality of liquid crystal molecules 
are aligned as shown in Figures 29A, 29B, and 29C. When the liquid crystal region d is seen through the sub- 
strate, a plurality of domains 9 are disposed in a radial manner as shown in Figure 29 B; however, as shown 
in Figure 29 A, the respective liquid crystal molecules are aligned in a predetermined direction around the axis 

40 1 which is almost vertical with respect to the surface of the substrate. More specifically, when the I layer of 
Figure 29A is seen through the substrate, the I layer is disposed as shown in Figure 29C, and when the II. Ill, 
and IV layers of Figure 29A are seen through the substrate, the II, III, and IV layers are disposed as shown in 
Figure 29C. 

When an excess amount of a chiral agent is added to the mixture, as shown in Figure 30B, when the liquid 
45 crystal region d is seen through the substrate, a plurality of domains g are disposed in a radial manner; how- 
ever, as shown in Figure 30A. the helical axis becomes parallel with the surface of the substrate even though 
the liquid crystal molecules are aligned in a helical manner. This phenomenon is caused even In the case where 
cholesteric liquid crystal Is added to nematic liquid crystal, in addition to the case where a chiral agent is added 
to the mixture. 

so Furthermore, the liquid crystal regions are formed in each pixel, and a light-intercepting mask is provided 
on one side of a liquid crystal layer (containing the liquid crystal regions and the polymer walls). At least 50% 
or more of the area of each polymer wall is covered with the light-intercepting mask, whereby light which is 
scattered at an Interface between the polymer wait and the liquid crystal region can be prevented from being 
leaked outside. In particular, in the case where the light-intercepting mask is provided closer to the light incident 

35 side than the liquid crystal region, the incident light can be prevented from being scattered at an interface be- 
tween the liquid crystal region and the polymer wall. 

In a method for manufacturing a liquid crystal display device according to the present invention, an orien- 
tation film is formed on at least one of the substrates for the purpose of improving the regularity of the orien- 
tation of liquid crystal regions. The orientation f flm contains a photopotymerization initiator. Moreover, the sub- 
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strata on which the orientation f Dm is formed is subjected to a rubbing treatment When a cell is irradiated with 
light by using a photomask, a photopotymertzable compound material starts being cured due to the photopo- 
lymertzation initiator contained in the orientation f Im. In this case, the curing speed of the photopolymeftzable 
compound material is higher in regions to which strong light is irradiated than in regions to which weak light is 
irradiated. Moreover, in the regions to which strong light is Eradiated, the phase separation speed between 
the liquid crystal and the cured polymer is higher. Thus, in the strong light-irradiated regions, the polymer is 
more rapidly deposited to push the liquid crystal into the weak light-irradiated regions. As a result, in the strong 
light- irradiated regions, polymer walls are formed, and in the weak light-irradiated regions, liquid crystal re- 
gions are formed, being in contact with the orientation film to be subjected to an orientation treatment In this 
way, the liquid crystal regions are disposed with regularity in a planar manner. 

There is another method tor Improving the regularity of the orientation of the liquid crystal regions. That 
is, a thin fDm pattern containing a photopolyme rization initiator is formed on portions, where polymer walls are 
to be formed, of at least one of the substrates. After that, the polymerizable compound material in the mixture 
is cured by the irradiation of UV-rays or by heating. When the mixture is irradiated with UV-rays or heated, 
the polymerizable compound material starts being cured due to the polymerization initiator contained in the 
thin film pattern, whereby the polymer walls start being formed in contact with the thin f 9m pattern. Because 
of this, the polymer walls are formed on the portions where the thin film pattern is formed, and the liquid crystal 
regions subjected to an orientation treatment are formed in one or a plurality of adjacent pixels. 

In another example of the present Invention, the liquid crystal material and a polymerizable compound ma- 
terial containing a liquid crystalline compound having at least one kind of polymerizable functional group In its 
molecule are polymerized . Due to this polymerization, a phase separation Is caused, whereby a display medium 
in which the liquid crystal regions are partitioned by the polymer walls can be formed. Each I iquid crystal region 
has a structure In which the liquid crystalline compound is fixed in the vicinity of the interface between the 
polymer wall and the liquid crystal region. Under this condition, the interfaces between the liquid crystal re- 
gions and the polymer walls are driven under an applied voltage; and the driving force is increased under no 
applied voltage since the liquid crystal molecules are bonded to the polymer walls. Thus, the response speed 
T r under an applied voltage and a response speed x d u nder no applied voltage can be improved. Moreover, since 
the liquid crystalline compound is fixed on the Interfaces between the polymer walls and the liquid crystal re- 
gions, a phase separation is clearly conducted. 

In the case where a liquid crystal material of a fluorine type and/or a chlorine type which is chemically 
stable is used as the liquid crystal material, the liquid crystal molecules will have chemical stability by using 
a polymerizable liquid crystalline compound having fluorine atom(s) and/or chlorine atom(s) in its molecule. 

Moreover, in the case where ferroelectric liquid crystal is used as the liquid crystal material, it is possible 
to allow liquid crystal molecules having an optically active functional group to be present on the interfaces be- 
tween the polymer walls and the liquid crystal regions by using a liquid crystalline compound having a poly- 
merizable functional group and an optically active group in its molecule. Due to the presence of the liquid crystal 
molecules, the liquid crystal regions are influenced by the orientation regulating abirty of the polymer walls 
having a component with a direction orthogonal with respect to the surface of the substrate as well as the 
orientation regulating ability of the substrate subjected to orientation treatment 

Furthermore, in the case where the polymer is cured in a liquid crystal state, the polymer as well as the 
liquid crystal regions are aligned in an orientation direction of the substrate. Thus, the orientation of the cell 
can be determined artificially by taking advantage of the orientation regulating ability of the substrate. In the 
case where a dtchroicdye is contained in the liquid crystal regions and the polymer walls, when the liquid crys- 
tal regions and the polymer walls are aligned in the same direction, both of the liquid crystal regions and the 
polymer walls can be used as light transmission regions. 

In another method for manufacturing a liquid crystal display device of the present invention, a liquid crystal 
material, a photopolymerizable liquid crystalline material having a liquid crystalline functional group in its mol- 
ecules, a photopolymerizable compound material, and a photopolymerization initiator are polymerized; or a liq- 
uid crystal material, a heat polymerizable liquid crystalline material having a liquid crystalline functional group 
in its molecule, a heat polymerizable compound material, and a heat polymerization initiator are polymerized. 
Due to this polymerization, the polymerizable liquid crystalline material becomes a liquid crystalline polymer, 
and the liquid crystalline functional groups of the liquid crystalline polymer are provided in the liquid crystal 
regions, whereby a phase separation between the polymer and the liquid crystal is clearly conducted. When 
a voltage Is applied from outside to the liquid crystal display device thus obtained, the liquid crystalline polymer 
can easily be moved in response to the application of a voltage. Namely, when a voltage Is applied, the liquid 
crystal regions and the polymer walls are driven; and when no voltage is applied, the orientation of the liquid 
crystal molecules between the polymer walls and th liquid crystal regions is disturbed, whereby the molecules 
can rapidly move. 
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It is also possible that a mixture containing a liquid crystal material, a poJymerizable liquid crystalline poly- 
mer having a liquid crystalline functional group in its molecule, and a solvent capable of homogeneously dis- 
solving the liquid crystal material and the liquid crystalline polymer is coated onto one of the substrates and 
5 then the solvent Is removed by evaporation. In this case, the liquid crystalline functional groups in the liquid 
crystalline polymer are provided In the liquid crystal regions In the same way as the above, whereby a phase 
separation between the polymer and the liquid crystal Is clearly conducted. 

In another method for manufacturing a liquid crystal display device of the present invention, a mixture in- 
serted between feeing substrates is irradiated with light, the mixture containing a liquid crystal material, a pho- 
to tosettmg material, a photopoJymerization Initiator, and radial generating agent Due to the light irradiation, a 
display medium in which the liquid crystal regions are dispersed in the polymer walls can be obtained. After 
that, the display medium is heated to thermally decompose the radical generating agent As a result, a radical 
is generated from the radical generating agent and t he remaining monomer before heating is polymerized with 
the radical, decreasing the remaining monomer. 
15 In still another method for manufacturing a liquid crystal display device of the present invention, all of the 
portions or part thereof excluding the pixels are irradiated with linear light to cure the photopolymerizable com- 
pound material contained in the mixture injected between the substrates. Due to this, a phase separation is 
easily conducted between the polymer and the liquid crystal under the condition that the polymer and the liquid 
crystal are not mixed with each other, the polymer walls are formed with regularity, and each liquid crystal 
20 region is regularly d te posed in one or a plurality of pixels. According to the present Invention, as ot her methods 
for curing the photopolymerizable compound material, the following two methods are used: 

(1) Light In a spot shape Is Irradiated to all of the portions or part thereof excluding the pixels while the 
spot-shaped light is moved. 

(2) An insulating film Is formed on linear electrodes formed on one transparent substrate and light Is irra- 
25 dialed to the substrate from the side thereof on which the insulating film is formed, whereby the poiymer- 

izable compound materia] of the mixture in the non-pixel portions which are not covered with the Insulating 
fUm is cured. 

In any of these methods, a phase separation between the polymer and the liquid crystal is easily con- 
ducted. 

30 

Examples 

Hereinafter, the present invention will be described by way of illustrating examples with reference to the 
drawings. 

35 

Example 1 

The present invention will be described in the case where it is applied to a light scattering type liquid crystal 
display device. 

to Figure 1 is a cross-sectional view showing a liquid crystal display device of the present example. In the 
present example, two substrates 12 and 13 are provided so as to face each other with spacers (not shown) 
sandwiched therebetween. The substrate 12 is made of glass, and electrodes 11 made of ITO (indium tin oxide) 
are formed thereon. The substrate 13 is also made of glass; and a photomask 14 is provided on one surface 
of the substrate 13 and a counter electrode 15 made of ITO is formed on the other surface thereof. 

45 A mixture containing a liquid crystal material and a light-curable material is sealed between the substrates 
12 and 13. This mixture is irradiated with UV-rays 20 to cure the light-curable material. Consequently, a polymer 
dispersed liquid crystal layer in which liquid crystal regions 16 are partitioned by polymer walls 17 is obtained 
between the substrates 12 and 13. 

The polymer dispersed liquid crystal display device thus obtained is observed as follows: 

50 The polymer dispersed liquid crystal display device thus produced is cut and one substrate is peeled off 
from the other substrate in liquid nitrogen. The liquid crystal material is washed away with acetone, and a hor- 
izontal section of the polymer walls 17 is observed by a scanning electron microscope (SEM), revealing that 
the liquid crystal regions 1 ft which have the same regularity as that of a dot pattern of the photomask 14 and 
have a nearly uniform spherical shape with almost the same size are formed. 

55 The present example has one characteristic: each interval a between the center of one liquid crystal region 

and the center of the adjacent liquid crystal region along the direction of a surface of the substrate is within 
a width of one pixel along this direction; and 80% or more of the intervals a satisfy a relationship: 3b/2 > a > 
b/2, where b is an average of the Intervals a. 

The structure of each component applied to the present example and modified examples thereof will be 
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described below. 

(A light regulating means such as a photomask) 

5 

The study of the inventors of the present invention revealed the following: 

Among portions of a photomask for forming light-Irradiated regions and weak light-irradiated regions, in 
the case where the masking portions for forming the weak light-irradiated regions have a period of less than 
2 um, the liquid crystal regions also have a diameter of less than 2 urn. As a result a number of liquid crystal 

10 regions on which visible light is not likely to be reflected are formed and light scattering under no voltage is 
decreased. In addition, the thickness between the substrates also influences the light scattering. That is, when 
the diameter of the masking portions of the photomask is smaller than the thickness between the substrates, 
liquid crystal regions to be formed have a honeycomb structure in the form of a circle, which causes the de- 
crease in light scattering. Moreover, in t his structure, when a voltage is applied, the liquid crystal display device 

15 cannot be in a sufficiently transparent state. 

in the case where the period of the masking portions is more than 50 um, the diameter of liquid crystal 
regions to be formed has a period of more than 50 um. The liquid crystal regions occupy most of the part be- 
tween the substrates, so that among light scattering characteristics, the masking characteristic is decreased. 
Thus, this structure is not preferred. 

20 Accordingly, In view of the above-mentioned results, in the present example, the average range of a period 

of the masking portions is preferably in the range of 2 um to 60 um: and more preferably In the range of 3 um 
to 20 um. When the period is taken as 20 um or less, intensity of light scattering can be increased as the size 
of a light scattering source (in this case, the liquid crystal regions) becomes closer to a wavelength of light, 
whereby a masking characteristic among the light scattering characteristics can be improved. 

25 Under the above-mentioned limitations, the interval a between the center of one liquid crystal region and 

the center of the adjacent liquid crystal region along the direction of the surface of the substrate is within a 
width of one pixel along this direction; and 80% or more of the Intervals a along this direction satisfies the 
relationship: 3b/2 > a / fa/2, where b to an average of the Intervals a. More specifically, the regularity of the 
liquid crystal regions Is increased. 

30 Any shape of masking portions can be used as long as the intensity of UV-rays Is controlled. In the present 

example, a masking portion corresponding to a circle, a square, a trapezoid, a hexagon, a rectangle, a diamond 
shape, a letter shape, a shape surrounded by a curved line(s) and/or a straight line(s) can be used, although 
it is not limited to these shapes. A configuration obtained by cutting a part of these shapes; a configuration 
obtained by the combination of the different shapes; a configuration obtained by the combination of the same 

35 shapes; and the like can be used. In the case where the configuration obtained by the combination of the same 
shapes is used, the average diameter of each masking portion is taken as a distance from a center of the con- 
figuration to an outermost portion thereof. In addition, when the present invention is put into practical use, one 
or more of these shapes are selected. In order to improve uniformity of the liquid crystal regions, it is preferred 
to limit the conf juration to one shape with the same size. 

40 Another characteristic of the present example is in that the liquid crystal regions are regularly aligned in 
a horizontal direction along the surface of the substrate. In this case, the position of the weak light-irradiated 
regions is important When the interval between the respective weak light- irradiated regions is less than 1 
um, the weak light-irradiated regions are In a continuous shape and irradiated portions are in a dot shape; and 
thus, advantages of regulating the liquid crystal regions of the present invention will be lost 

45 In contrast, when the interval between the respective weak light-irradiated regions is more than 50 um, 
portions where the intensity of UV-rays cannot be intercepted so as to regulate the liquid crystal regions are 
increased in number, and the number of liquid crystal regions with a random diameter as in the conventional 
example are formed, decreasing the advantages of the present example. 

Thus, in the present example, the Interval between the respective liquid crystal regions is in the range of 

so 1 um to 60 um, and more preferably in the range of 5 um to 20 um. 

A respective weak light-irradiated regions are not necessarily independent The weak light-irradiated re- 
gions can be connected to each other at ends thereof. Any photomask with masking portions for decreasing 
the intensity of UV-rays which have the above-mentioned shape and orientation can be used. 

A similar regularity Is required for the photomask. In Example 1, a photomask satisfying the following con- 

55 ditions can be used: 

Patterns are formed continuously or independently In a regular manner, and minimum repeating units of 
the patterns are within a circle having a diameter in the range of 1 um to 50 um. An interval from the center 
of one unit pattern to that of the adjacent unit pattern is in the range of 1 um to 50 um. 

The photomask can be positioned either inside or outside the substrate. When the photomask is positioned 
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inside the substrate, a reflective mode (e.g., GH mode), etc. can be used. In this case, light b irradiated from 
the side of the substrate on which the photomask Is not formed, and the photomask is used as a reflecting 
plate. 

(Irradiation light) 

It is preferred that the irradiation of light to the mixture is conducted by using light having the following 
light intensity distribution: 

The light intensity of at least one portion of each pixel is 90% or less of the maximum illuminance In a cir- 
cular area which corresponds to 10 times the pixel area and whose center is situated In t he center of the pixel. 

(A Liquid crystal material) 

Examples of the liquid crystal used in the present invention Include organic substances or organic mixtures 
which are in a liquid crystal state in the vicinity of an ordinary temperature, such as nematic liquid crystal (in- 
cluding liquid crystal for a dual frequency drive and liquid crystal with the anisotropy of dielectric constant As 
<0), cholesteric liquid crystal (in particular, liquid crystal having a selective reflection characteristic with respect 
to visible light), smectic liquid crystal, ferroelectric liquid crystal (e.g., SmC*), and disco tic liquid crystal. These 
liquid crystals can be mixed. In particular, nematic liquid crystal or nematic liquid crystal to which cholesteric 
liquid crystal is added is preferred in view of the properties thereof. More preferably, liquid crystal which is 
exceient in resistance to chemical combination reactivity due to the photopolymerization during the manufac- 
turing is used. An example thereof includes liquid crystal having an inactive functional group such as an fluorine 
atom in its compound, e.g.. ZLM801-000. ZU-4801 -001 , and ZLM792 which are available from Merck & Co., 
Inc. 

(A pofymerizable material) 

A pdymerizable material is mixed with a liquid crystal material to form a mixture. Finally, the polymer thus 
obtained functions as a wall supporting two substrates and the liquid crystal regions. Thus, the selection there- 
of Is important The pdymerizable material useful for the present example is a light-curable monomer. In ad- 
dition, other pdymerizable materials can be used. Examples of the light-curable monomer Include acrylic acids 
and acrylic esters having a long chain aJkyl group containing three or more carbons or an aromatic ring. More- 
over, examples thereof include iso butyl acrylate, stearyi acrylate, lauryl acryiate, isoamyfl a cry] ate, n-butyi- 
methacrylate, n-lauryl methacrytate, tridecyl met h acrylate, 2-ethylhexyl acrylate. n-stearyl methacrylate, cy- 
cJohexyl methacrylate, benzyl methacrylate, and 2-phenoxyethyl methacrylate. 

In order to increase the physical strength of the polymer, multi-functional material with two or more func- 
tional groups, such as bisphend A dimethacrylate, bisphenol Adlacrylate, 1 ,4-butanedioi dimethacrylate. 1,6- 
hexanedfol dimethacrylate, trimethyloJ propane triacrylate. and tetramethylolmethane tetraaeryiate can be 
used. 

Moreover, a pofymerizable material obtained by halogenating, in particular, by chlorinating orfluorinating 
the above-mentioned monomer can be used. Examples of this pdymerizable material include 2,2,3,4,4,4-hex- 
aphlcrebuty) methacrylate, 2.2.3,4 ,4.4-hexach I orobutyl methacrylate, 2.2.3,3-tetraphloropropyl methacrylate, 
2,2,3,3-tetraphloropropyl methacrylate, perphlorooctyl methacrylate, peichlorooctylethyi methacrylate, per- 
phlorooctylethyl acrylate. and perchtorooctyl ethyl acrylate. 

The above-mentioned pdymerizable material can be used alone or in combination of two or more kinds 
thereof. If required, chlorinated or fiuorinated polymers or digomers can be mixed wit h the above-mentioned 
monomer. 

In the case where a thin f 1m transistor (TFT) is used as a switching element, an electrical insulation prop- 
erty is required for a polymer as well as a liquid crystal material. Thus, a polymer which has a specific resistance 
of 1 x 10 12 Cl em or more even in an uncured state is preferred. 

In the production of a polymer dispersed liquid crystal display device by the conventional photopdymeri- 
zation phase separation method, it is preferred that the liquid crystal material and the pdymerizable material 
are combined so that a diameter of liquid crystal regions is larger than a dot diameter of a photomask used. 
In the case where the combination of the pdymerizable material and the liquid crystal material causes the 
diameter of the liquid crystal regions to be smaller than the dot diameter, this combination can be used by weak- 
ening the intensity of UV-rays or reducing the added amount of a photopolymerization initiator. 

Hereinafter, applications for Example 1 will be described. 
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Application 1 

Two substrates 12 and 13 were used. The substrate 12 was made of flint glass with 1TO (a mixture con- 

e talning Indium oxide and tin oxide) with a thickness of 500 Angstroms (manufactured by Nippon Sheet Glass 
Co., Ltd.) functioning as the pixel electrodes 11. The substrata 13 was also made of glass; and the photomask 
14 with a dot pattern made of aluminum (having circles with a diameter of 10 urn, the interval between the 
centers of adjacent cfrcies being 1 5 pm and circles being positioned in a matrix) was provided on one surface 
of the substrate 13 and the counter electrode 15 was formed on the other surface thereof by vapor-deposited 

io rTO to a thickness of 500 Angstroms. The two substrates 12 and 13 faced each other with spacers having a 
diameter of 12 pm sandwiched therebetween, whereby a ceil was formed. 

Then, 0.1 g of trimethyiol propane trimethacrylate and 0.9 g of 2-ethyihexyt acrylate; and 4.0 g of a mixture 
in which ZL 1-4792 (manufactured by Merck & Co., Inc.) was mixed with 0.03 g of a photo polymerization initiator 
Irgacure 1 84 (manufactured by CIBA-GEIGY Corporation) were homogeneously mixed. After that, the resulting 

15 mixture was inserted Into the cell thus obtained. Then, the UV-rays 20 were irradiated through the photomask 
14 to the cell by using a high-pressure mercury lamp (which can provide parallel rays) at an illuminance of 20 
mW/cm 2 for two minutes to cure the poiymerizabie material, whereby a polymer dispersed liquid crystal display 
device was obtained. In the cell, the polymer walls 17 and the liquid crystal regions 16 regulated by the pho- 
tomask 14 were formed in a regular manner. 

20 The porymer dispersed liquid crystal display device was observed, revealing that the condition of uniform- 
ity was satisfied. More specifically, the interval a between the center of one liquid crystal region and the center 
of the adjacent liquid crystal region In a direction along the surface of the substrate was within a width of one 
pixel along this direction; and 95% of the Intervals a satisfied the relationship: 3h/2 > a > b/2, where b is an 
average of the Intervals a. 

25 The electro-optic characteristics of this polymer dispersed liquid crystal display device were as follows: 
When light transmittance was increased by 1 0% of a value obtained by subtracting transmittance T 0 under 
no voltage from the saturation transmittance under an excess voltage applied, an applied voltage V 10 was 
4.3 V. When light transmittance was Increased by 90% of a value obtained by subtracting transmittance T 0 under 
no voltage from a saturation transmittance T^ under an excess voltage applied, an applied voltage Vgo was 

30 5.1 V. Thus, the drive voltage of Application 1 was lower than that of the conventional porymer dispersed liquid 
crystal display device, and had excelent agility (a = Vgc/Vio 9 1 .18). Moreover, polarizing plates were provided 
on the upper and lower sides of the polymer dispersed liquid crystal display device so that each polarizing 
direction crossed each other at right angles (crossed Nicola). Because of this, when a voltage was applied, 
the liquid crystal display device was in a black state, and when a voltage was not applied, it was in a white 

35 state. Thus, a satisfactory black and white display was achieved. 

Comparative Example 1 

A polymer dispersed liquid crystal display device was manufactured in the same way as in Application 1 
40 except that a glass substrate with ITO (flint glass with ITO having a thickness of 600 Angstroms, manufactured 
by Nippon Sheet Glass Co., Ltd.) was used in place of the substrate 13 with the photomask 14. 

The liquid crystal display device thus obtained was observed by using t he SEM, revealing that the diameter 
and shape of the liquid crystal regions were not uniform. In this device, the interval a between the center of 
one liquid crystal region and the center of the adjacent liquid crystal region in a direction along the surface of 
^5 the substrate was within a width of one pixel along this direction: and 65% of the intervals a satisfied the re- 
lationship: 3 b/2 >a >bJ2, where b is an average of the intervals a As to the electro-optic characteristics, V 10 
and V«) were 7.5 V and 13.7 V, respectively and a 88 1.83. 

Application 2 

50 

In place of the glass substrates 12 and 13 used in Application 1. PET films with ITO having a thickness 
of 125 urn were used. Spacers with a diameter of 12 pm were dispersed on one PET film, and the other PET 
flm was placed thereon to form a cell. The same material as that of Application 1 was injected into the cell. 
Then, a photomask 14 having the same dot pattern as that of Application 1 was placed so that a mask Image 
55 was in contact with the PET film, and UV-rays were irradiated to the cell through the photomask 14 in the 
same way as in Application 1, whereby a polymer dispersed liquid crystal display device was obtained. 

The polymer dispersed liquid crystal display device thus obtained was cut and one substrate was peeled 
off from the other substrate in liquid nitrogen. After, the liquid crystal material was washed away with acetone, 
and a horizontal section of the polymer walls was observed by the SEM. As a result, it was revealed that uni- 
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formfy aligned liquid crystal regions with almost the same size were formed having the same regularly as that 
of the dot pattern of the photomask 14. The interval a between the center of one liquid crystal region and the 
center of the adjacent liquid crystal region in a direction along the surface of the substrate was within a width 
6 of one pixel along this direction; and 97% of the intervals a satisfied the relationship: 3b/2 > a > h/2, where b 
is an average of the intervals a. Moreover, as to the electro-optic characteristics, V 1Q and Vqo were 4.6 V and 
5.8 V, respectively. Thus, the liquid crystal display device having a lower drive voltage, compared with the con- 
ventional polymer dispersed liquid crystal display device and having excellent agility (a => VWV 10 = 1.28) was 
obtained. 

10 

Comparative Example 2 

A polymer dispersed liquid crystal display device was manufactured in the same way as in Application Z 
except that UV-rays were irradiated without using the photomask 14. The shape of the polymer regions in the 
id polymer dispersed liquid crystal display device thus obtained was not uniform. The interval a between the cen- 
ter of one liquid crystal region and the center of the adjacent liquid crystal region in a direction along the surface 
of the substrate was within a width of one pixel along this direction; and 67% of the intervals a satisfied the 
relationship: 3 h/2 > a > b/2, where b is an average of the intervals a Moreover, as to the electro-optic char- 
acteristics, V 10 and Vqo were 7.7 V and 14.3 V, respectively and a = 1.65. 
20 As described above, in the case of Example 1 , a polymer dispersed liquid crystal display device In which 

liquid crystal regions each having a uniform diameter are regularly aligned along a surface of a substrate can 
be manufactured with a good yield in a smaller number of steps. 

In addition, a liquid crystal display device obtained by using the method of Example 1 has a performance 
comparable to the conventional liquid crystal display device (which is not polymer dispersed). Moreover, the 
25 number of liquid crystal regions In one pixel and the shape thereof can be freely varied, so that the regulation 
of the Intensity of light scattering which occurs on the interfaces between the liquid crystal regions and the 
polymer walls, the adjustment of a drive voltage, the high precision of a screen, and the like are made possible, 
all of which cannot be achieved by the conventional polymer dispersed liquid crystal display device. Further- 
more, since the diameter of the liquid crystal regions is uniform, the threshold value characteristic curve be- 
so comes steep, and a display with high precision and high contrast is made possible. In the case where a light- 
intercepting mask Is provided as described above, the light scattering which occurs on the interfaces between 
the liquid crystal regions and the polymer walls can be prevented and contrast characteristics can be further 
improved. The liquid crystal display device obtained In Example 1 can be used in a simple matrix drive with 
high duty ratio. The liquid crystal display device obtained in Example 1 can be used, for example, in a surface 
ss display device of a projection TV. a personal computer, etc, a display plate, a window, a door, a wall, and the 
like utilizing shutter effects. In particular, the liquid crystal display device obtained in Example 1 can be used 
as a polymer dispersed liquid crystal display device of a direct viewing type. 

Example 2 

40 

Example 2 is the case where the present invention is applied to a non light scattering type liquid crystal 
display device. 

A method for manufacturing a liquid crystal display device according to Example 2 will be described with 
reference to Figures 2A and 2B. 

49 First, as shown in Figure 2A, a substrate 1 and a counter substrate 3 face each other. A mixture 5 containing 

a liquid crystal material and a light-curable material is sealed between the two facing substrates 1 and 3. The 
substrate 1 is transparent, and pixel electrodes 2 are formed on the underside of the substrate 1. A counter 
electrode 4 is formed over the entire inner surface of the counter substrate 3. 

On the substrate 1 , a glass plate 6 on which a photomask 7 is formed Is placed. The mixture 5 is irradiated 

so with UV-rays 10 through the photomask 7. Consequently, as shown In Figure 2B, mils 8 formed of a polymer 
resin and liquid crystal regions 9 partitioned by the walls 8 are formed. In stronger UV-rays irradiated regions, 
a polymer is rapidly deposited due to the high polymerization rate, and liquid crystal molecules which are pres- 
ent together with the polymer are pushed out to weaker UV-rays irradiated regions. As a result, the liquid crystal 
regions 9 are formed in the weaker UV-rays irradiated regions. The liquid crystal regions 9 have flat portions 

85 in the vicinity of the substrates 1 and 3, the flat portions being parallel with the surfaces of the substrates 1 
and 3. 

In the liquid crystal display device of the present invention thus manufactured, the liquid crystal regions 
9 are formed in regions which are covered with masking portions of the photomask 7; and the polymer walls 
8 are formed In regions which are not covered with the masking portions of the photomask 7. That is to say, 
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the liquid crystal regions 9 and the polymer walls 8 are formed under the condition that they are clearly sepa- 
rated from each other. 

The reason for providing the horizontal portions in the liquid crystal regions 9 is that boundaries between 
5 the liquid crystal regions 9 and the polymer walls 8 are positioned outside a pixel and incident light is allowed 
to pass through only the liquid crystal regions 9 which have less variation of refractive index in each portion 
thereof, thereby decreasing their light scattering ablity. In this case, as the horizontal portions become larger, 
more effective results can be obtained. 

Since the polymer walls 8 reach both of the substrates 1 and 3 (strictly speaking, the polymer waUs 8 do 
10 not reach the surfaces of the substrates, since electrodes etc are formed on the substrates) the substrates 
1 and 3 are securely supported by the polymer wails 8, whereby shock resistance can be improved. Moreover, 
even though t he liquid crystal display device is used under the condition that t he device stands on end, a lower 
gap between the substrates 1 and 3 is prevented from being wider than an upper gap therebetween. In par- 
ticular, the liquid crystal display device of the present example Is effective in the case where film-shaped sub- 
15 strafes are used. 

The real shape ofthe liquid crystal regions formed in Example 2 can be observed and confirmed by peeling 
one of the two substrates from the other substrate, removing the liquid crystal molecules with a solvent and 
by analyzing the polymer walls 8 with the SEM . Since some portions of the liquid crystal display device are 
likely to be damaged while samples for the SEM observation are formed, it is preferred that 20 liquid crystal 
20 regions which are most excellent in regularity among samples are selected to observe the polymer matrix. 

Figure 3 shows a view obtained by observing the state, in which the polymer wall 8 and the liquid crystal 
regions 9 are divided by phase separation, by using a microscope. As is understood from this figure, the poly- 
mer wall 8 is not formed in a region to which UV-rays weakened by the photomask 7 is irradiated; and the 
polymer wall 8 is formed in a region to which UV-rays are Irradiated and in the vicinity thereof. It is noted that 
25 in some cases, small liquid crystal regions are formed in the polymer walls 8. 

Hereinafter, the structure of each component applied to the present example and modified examples 
thereof wOl be described. 

(A light regulating means such as a photomask) 

30 

The study of the inventors of the present invention revealed the following: 

Among portions of a photomask for forming light-Irradiated regions and weak light-irradiated regions, in 
the case where the masking portions for forming the weak light-irradiated regions respectively have an area 
of 30% or less of each pixel area, the liquid crystal regions also respectively have an area of 30% or less of 
35 each pixel area. This case is not practical since a number of interlaces between the liquid crystal regions and 
the polymer walls are present in one pixel, greatly decreasing contrast because of light scattering. Thus, in the 
present example, at least one liquid crystal region contained in one pixel has an area of 30% or more of each 
pixel area. 

More specifically, in the present example, as shown in Figure 2B, the size of each liquid crystal region 9 

40 is made almost the same size as that of the pixel electrode 2. In this structure, only one liquid crystal region 
9 can be formed within one pixel, and the orientation direction of the liquid crystal regions 9 can be set by 
providing orientation f 3ms on the substrates 1 and 3. This structure is preferred In view of the ratio of aperture 
(i.e.. a ratio ofthe total effective area of all the pixels to the area of the display area). 

In the present example, it Is preferred that the liquid crystal display regions 9 are regularly aligned along 

45 a surface of the substrate, i.e., with respect to each pixel. In this case, as shown in Figure 4, it is preferred 
that the position of each weak light-irradiated region for forming each liquid crystal region 9 is adjusted to an 
orientation pitch of pixels 9a, and one weak light-irradiated region is positioned in one pixel. Alternatively, as 
shown in Figure 5A, one weak light-irradiated region is positioned over two pixels 9a or over three or more 
pixels 9a, As shown In Figure 5B, it is possible that weak light-irradiated regions are formed over each column 

50 ofthe pixels 9a. In addition, the masking portions of the photomaskfbrforming the weak light- Irradiated regions 
are not necessarily separated from each other completely, and can be connected to each other at the ends 
thereof, as long as the masking portions have the shape and orientation (described later) for effectively inter- 
cepting UV-rays (but not completely intercepting UV-rays). 

Furthermore, as shown in Figure 6, in order to decrease the number of the Interfaces in a pixel between 

55 the liquid crystal regions 9 and the polymer waDs 8 which cause the light scattering, it is preferred that the 
weak light-irradiated regions largerthan the pixel electrodes 2 are formed. In this case, a light regulating means 
which allows UV-rays to radiate to only the portions other than the pixels can be used. In particular, as the 
light regulating means, a photomask can be used, whereby the Intensity of light scattering in the pixels is de- 
creased and contrast of the liquid crystal display device can be improved. 
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Any shape of the masking portions can be used as long as the intensity of UV-rays in 30% or more of all 
of the pixels is decreased. In the present example, a masking portion corresponding to a circle, a square, a 
trapezoid, a hexagon, a rectangle, a diamond shape, a letter shape, a shape surrounded by a curved line(s) 
and/or a straight line(s) can be used, although it is not limited to these shapes. A configuration obtained by 
cutting a part of these shapes: a configuration obtained by the combination of the different shapes; a config- 
uration obtained by the combination of the same shapes; and the like can be used. When the present invention 
is put into practical use, one or more of these shapes are selected. In order to improve uniformity of the liquid 
crystal regions, it is preferred to limit the configuration to one shape with the same size. 

In the present example, another light regulating means can be used in place of a photomask. For example, 
a mterolens, an Interfering plate, etc capable of forming a regular distribution of the intensity of UV-rays can 
be used. Such light regulating means can be provided inside or outside the liquid crystal display device, as 
long as strong UV-rays and weak UV-rays can be irradiated in a regular manner. In the case where a photomask 
is used. If a distance between the liquid crystal layer and the photomask is made large, an image is blurred 
due to the light passed through the photomask and weak light-irradiated regions become unclear, resulting in 
decreased advantages of the present invention. Thus, it is preferred that the photomask is placed as close as 
possible to the liquid crystal layer. 

(Irradiation light) 

UV-rays used in the present example are desirably parallel rays, although a light beam and line light can 
be used. In the case of a liquid crystal display device using ferroelectric liquid crystal, light with a slightly poorer 
degree of parallel tzation can be used. More specifically, In the case of the liquid crystal display device using 
ferroelectric liquid crystal, ft is required to improve shock resistance. For that purpose, it Is effective to provide 
smaller liquid crystal regions at the periphery of the liquid crystal regions as a buffer substance. Instead of 
using light with a slightly poorer degree of parallelization, a light regulating means such as a photomask having 
end portions which allow more light to pass therethrough toward the outside thereof can be used, or the pho- 
tomask can be placed at a distance from a ceO body. In the present example, ordinary light Including UV-rays 
can be used. 

According to the present example, the weak light- irradiated regions almost corresponding to required liquid 
crystal regions in terms of position are formed, whereby a polymertzable material can regularly be optically 
polymerized and uniform liquid crystal regions can regularly be positioned in a direction along the surface of 
the substrate. 

(An optimum thickness of a liquid crystal layer) 

An optimum thickness of a liquid crystal layer is varied depending upon the display mode. 
(A method for injecting a mixture between substrates) 

In the present example, two substrates are attached to each other by the conventional general method, 
and after that a mixture containing the liquid crystal material and the light-curable material is Injected between 
the substrates. Alternatively, before the two substrates are attached to each other, the mixture is dropped or 
coated onto one substrate, and under this condition, UV-rays are irradiated to the substrate to cure the light- 
curable material. Then, the two substrates are attached to each other. The latter method has the advantage 
in that spacers and the like are not required for regulating the thickness of the liquid crystal layer. 

Alternatively, an injection method shown in Figure 7 (a front view) and Figure 8 (a cross-sectional view) 
can be used. According to this met hod, in a cell in which two substrates 51 and 52 facing each other are sealed, 
at least two openings 52a and 52b are formed in the substrate 52. While air is taken out of one opening 52a. 
a mixture is injected though the other opening 52b into the cell by using a injector 53 shown in Figure 9. As 
to the position of the openings, one or more opening can be provided In one substrate and the remaining open- 
ings can be provided in a sealed portion. The air in the ceil can be vacuumed through an opening from outside 
thereof. In this case, it is preferred that the degree of decompression be in the range of 200 Pa to atmospheric 
pressure in the opening to which a vacuum is applied. Moreover, it is also possible that while pressure is applied 
from one opening, a mixture is injected from that opening to which pressure is applied. In this case, it is pre- 
ferred that the degree of pressure be in the range of atmospheric pressure to 1 0* Pa. 

This injection method can be applied to Example 1. 
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(A method for an orientation treatment) 

Examples of a method for an orientation treatment include a rubbing method in which after a polymer ma- 
terial such as polyimide and an Inorganic materia! are coated onto a surface of a substrate, the resulting sub- 
strate is rubbed by using a doth; a homeotropic method In which a surfactant compound with low surface ten- 
sion is coated onto a substrate; and a diagonal orientation method in which Si0 2 is vapor-deposited onto a 
substrate. 

(An orientation fflm) 

In the present example, substrates with orientation films can be used. In this case, as shown in Figures 
10A and 10B, orientation films 8a and liquid crystal molecules in the liquid crystal regions 9 are in direct contact 
with each other, whereby the liquid crystal molecules can be oriented. 

A preferred orientation film will be described in detail in Example 9. 

(A polymerizable material) 

A polymerizable material is mixed with a liquid crystal material to form a mixture. Finally, the polymer thus 
obtained functions as a wall supporting two substrates and the liquid crystal regions. Thus, the selection there- 
of is Important The polymerizable material useful for the present example is a light-curable monomer. In ad- 
dition, other polymerizable materials can be used. Examples of the light-curable monomer include acrylic acids 
and acrylic esters having a long chain alkyl group containing three or more carbons or an aromatic ring. More- 
over, examples thereof include Isobutyi acrytate, stearyf acryiate, lauryt acryiate, isoamyl acryiate, n-butyl- 
methacrytate, n-lauryl methacrylate, tridecyi met h acryiate, 2-ethylhexyf acryiate, n-stearyl met hacry late, cy- 
cJohexyi methacrylate, benzyl methacrylate, and 2-phenaxyethyl methacrylate. 

In order to increase the physical strength of the polymer, multi-functional materials with two or more func- 
tional groups, such as blsphend Adtmethacryiate, bisphenol Adtecrytate, 1 ,4-butanedloJ dimethacryfate, 1 ,6- 
hexanediol dimethacryfate, trimethylol propane triacryfate, and tetramethytol methane tetra acryiate can be 
used. 

Moreover, a polymerizable material obtained by halogenatlng, in particular, by chlorinating orfluorinating 
the above-mentioned monomer can be used. Examples of this polymerizable material Include 2 ,2, 3,4,4,4- hex- 
aphlorobutyl methacrylate, 2.2.3.4,4. 4-hexachlorobutyl methacrylate. 2,2,3,3-tetraphloropropyl methacry- 
late, 2^,3,3- tetraphloro propyl methacrylate, perphlorooctyl methacrylate, perchlorooctylethyl methacrylate, 
perphlorooctylethyl acryiate, and perchlorooctylethyl acryiate. 

The above-mentioned polymerizable material can be used alone or in a combination of two or more kinds 
thereof, if required, chlorinated and/or fluorinated polymers or oligomers can be mixed with the above- 
mentioned monomer. 

In the case where a thin flm transistor (TFT) is used as a switching element, an electrical insulation prop- 
erty is required for a polymer as well as a liquid crystal material. Thus, a polymerizable material which has a 
specific resistance of 1 x 10 12 O-cm or more even in an uncured state is preferred. 

(A liquid crystal material) 

Examples of t he liquid crystal used in the present invention include organic substances or organic mixtures 
which are In a liquid crystal state in the vicinity of an ordinary temperature, such as nematic liquid crystal (In- 
cluding liquid crystal for a dual frequency drive and liquid crystal with anisotropy of dielectric constant As* 0), 
choiesteric liquid crystal (in particular, liquid crystal having a selective reflection characteristic with respect to 
visible light), smectic liquid crystal, ferroelectric liquid crystal (e.g., SmC*), and discotic liquid crystal. 

As the ferroelectric liquid crystal, linear molecules having a hard core portion and an optically active portion 
in the molecules can be used. Moreover, it is also possible that a guest-host mode liquid crystal display device 
using the ferroelectric liquid crystal material to which a multi-color dye is added is manufactured, and this de- 
vice is combined with one polarizing plate to forma liquid crystal display device. As a ferroelectric liquid crystal 
pre polymer, a compound obtained by binding one part of the above-mentioned ferroelectric liquid crystal with 
a polymerizable functional group can be used. Examples of the polymerizable functional group include an ac- 
ryiate group, a methacrylate group, an epoxy group, etc Examples of the ferroelectric liquid crystal pre polymer 
include compounds disclosed in Japanese La id-Open Patent Publication Nos. 62-277412, 63-264629, and 63- 
280742. Moreover, a curable resin which is not liquid crystal can be added to liquid crystal to such a degree 
that the response speed of the liquid crystal display device is not deteriorated. 
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Two or more liquid crystal materials can be mixed. In particular, nematic liquid crystal or nematic liquid 
crystal to which cholesteric liquid crystal or a chlrad agent is added is preferred in view of the properties thereof. 
Moreover, photopotymerizatfon is involved during the manufacturing of liquid crystal regions, so that a liquid 
crystal material excellent in resistance to chemical combination reactivity without being modified during the 
polymerization is preferably used . An example t hereof includes liquid crystal having an inactive functional group 
such as a fluorine atom in its compound, e.g., ZU-4801 -000, ZU-4601-001 , and ZU-4792 which are available 
from Merck e\ Co., Inc. 

(Conditions for forming liquid crystal regions) 

It is difficult to separately form light scattering type and non light scattering type liquid crystal regions. In 
general, liquid crystal regions which have a diameter of less than 20 um in a cell and are uniformly formed in 
a pixel can be used in a liquid crystal display device suitable for a light scattering type. In contrast, liquid crystal 
regions which have large horizontal portions which are parallel with the substrates can be used in a liquid crys- 
tal display device suitable for a non light scattering type. 

Hie size of liquid crystal regions depends upon the shape of the masking portions of a photomask, a de- 
gree of parallel ization of light of a light irradiation device, and a photopoiymerlzation rate, respectively. The 
shape of the masking portions ban Important factor for determining the size of the liquid crystal regions. When 
the shape of the masking portions is determined, an outline of the liquid crystal regions is almost determined. 

The degree of parallel tzatton of light is a factor for determining whether light can exactly be Irradiated to 
a mixture containing liquid crystal, a light-curable material, and a photoporymerization Initiator, as in the form 
of the shape of the masking portions of the photomask. The degree of parallel ization of light also Influences 
t he amount of light I eaked from I ight-irrad iated reg Ions to weak I ig ht-irrad iated regions. Because of such leaked 
light the light-curable material present In the weak light- irradiated regions is cured before moving into the light- 
Irradiated regions; as a result, small liquid crystal regions which are suitable for a light scattering type liquid 
crystal display device are formed In the weak light-irradiated regions. 

In the case of a high photopoiymerlzation rate, the light-curable material is cured even due to slightly leaked 
light and consequently, polymer walls are formed in the weak light-irradiated regions. Examples of a factor 
for determining the photopoiymerlzation rate Include added amounts of the photopoiymerizatlon Initiator, the 
intensity of light irradiation, the kind of the polymerlzable material, and the like. 

(A display mode) 

The liquid crystal display device manufactured in the present example is sandwiched by two polarizing 
plates, whereby a liquid crystal display device of a TN mode, an STN mode, an ECB mode, and a guest-host 
mode (in which the drive voltage characteristic curve is steep); and a ferroelectric liquid crystal display device 
can be manufactured. One polarizing plate can be provided only on the side of one substrate. Namely, when 
a polarizing plane of light is changed by electrically regulating the orientation direction In liquid crystal which 
is obtained by adding a dichroic dye to ferroelectric liquid crystal, only one polarizing plate can be used. 

(Ability for regulating the orientation of liquid crystal molecules) 

In the case where light is irradiated to the mixture containing the liquid crystal molecules and the light- 
curable material under the condition that weak light is irradiated to some parts of the mixture as In the present 
invention, a thin polymer film is sometimes retained on the surface of the substrate even in the liquid crystal 
regions. Thus, the ability of the orientation films on the substrates is sometimes decreased. The liquid crystal 
molecules can be aligned depending upon the light irradiation conditions as bi applications described later by 
completely removing the ability of the orientation films. More specifically, domains in the liquid crystal regions 
are aligned in a radial manner or a random manner, and when a voltage is applied, the liquid crystal molecules 
stand in almost the same way when seen from any direction. Thus, the refractive index no longer depends upon 
the direction in which the liquid crystal display device is seen, and the characteristics of the viewing angle can 
be improved. In this case, orientation films are not required, so that the number of manufacturing steps (coating 
of orientation films, rubbing treatment, washing, etc.) can greatly be reduced, which is industrially advanta- 
geous. 

Liquid crystal molecules can be in homeotropic orientation in which the liquid crystal molecules stand on 
end wfth respect to the cell by using a homeotropic orientation film with a strong abDfty for regulating the ori- 
entation. When a voltage is applied to the liquid crystal display device using homeotropic orientation fame, the 
liquid crystal molecules tilt toward each polymer wall at a certain angle due to the interaction between the liquid 
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crystal molecules and the polymer material. Thus, the same refractive index is obtained when seen from any 
direction, Improving the characteristics of the viewing angle. 
The following is also confirmed In the present example: 
6 In the case where a liquid crystal material with a strong orientation ability, such as ferroelectric liquid crystal 

is used, the liquid crystal molecules In the material can be aligned along the orientation state of the substrate 
even in the present Invention in which the abOity for regulating the orientation of substrates Is decreased. 

(Others) 

to 

In the present example, a simple matrix drive system, an active drive system using a TFT, an MIM, etc 
can be applied; however, the drive system is not limited thereto. 

Moreover, in the liquid crystal display device of the present example, a color display can be performed by 
providing a color filter on a pixel. 
16 Hereinafter, applications for Example 2 will be described. 

Application 3 

A plurality of electrode lines formed of ITO with a thickness of 50 nm were formed on a PET film with a 

20 thickness of 0.25 mm. Substrates were formed, two PET films thus obtained being counted as one set The 
width of the electrode line, the gap between the adjacent electrode lines, and the number of the electrode 
lines were 200 jim, 50 jim, and 20, respectively. PolyimkJe (SE150: manufactured by Nissan Chemical Indus- 
tries Ltd.) was coated onto one set of substrates by a spin coating method, and the substrates were subjected 
to rubbing In one direction with a nylon cloth, whereby orientation f 9ms were formed. 

25 The resulting two substrates were combined so that the electrode lines on each substrate crossed each 
other at right angles. A gap between the substrates were kept at a predetermined size by Inserting spacers 
with a diameter of 6 nm between the substrates, whereby a ceil was formed. 

A photomask was placed on the cell under the condition that masking portions of the photomask cover 
each pixel 9a as shown in Figure 4. A homogeneous mixture containing 0.1 g of trimethyiol propane trimetha- 

30 cry! ate, 0.9 g of 2-ethylhexyl acrytate, 4 g of a mixture in which 0.3% cholesteric nanonate (CN) was added to 
a ferroelectric liquid crystal material (ZU-370 0-000, manufactured by Merck & Co., Inc.), and 0.03g of a pho- 
topolymerfcation initiator (Iraacure 184, manufactured by CIBA-GEIGY Corporation) was injected into the cell. 

Next, the mixture was irradiated with UV-rays through the photomask at an illuminance of 1 0 mW/cm 2 for 
2 minutes by using a high-pressure mercury lamp which can provide parallel rays, whereby the polymerizable 

35 material in the mixture was cured. 

The liquid crystal display device manufactured as described above was cut and one substrate was peeled 
off from the other substrate. The liquid crystal material was washed away with acetone, and after that, the 
liquid crystal layer was observed by an SEM. As a result, it was confirmed that uniformly aligned liquid crystal 
regions having the same regularity as those of a dot pattern of the photomask and a pixel pattern and having 

to almost the same size as that of the dot pattern were formed. 

Moreover, polarizing plates were attached to another liquid crystal display device manufactured in the 
same way as the above so that the polarizing direction of the polarizing plates coincides with the orientation 
direction of the substrates, thereby obtaining a polymer matrix TN liquid crystal display device. 

45 Comparative Example 3 

As a comparative example with respect to Application 3, a TN liquid crystal display device with a conven- 
tional structure was manufactured as follows: 

Two glass plates with ITO (flint glass with ITO having a thickness of 500 Angstroms, manufactured by Nip- 
so pon Sheet Glass Co., LTd.) were used in place of the substrates of Application 3. A cell was formed in the same 
way as In Application 3, only the same liquid crystal material as that of Application 3 was injected into the cell, 
and polarizing plates were attached to the cell so that the polarizing direction of the polarizing plates coincided 
with the orientation direction of the substrate, whereby a liquid crystal display device was manufactured. 

«5 Comparative Example 4 

In addition, as a comparative example with respect to Application 3, a liquid crystal display device with a 
conventional structure was manufactured as follows: 

A ceil was formed in the same way as in Application 3. The same mixture containing the liquid crystal and 
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the light-curable material as that of Application 3 was injected into the cell, and after that, the cell was Irradiated 
with UV-rays without a photomask, whereby a polymer dispersed TN liquid crystal display device was pro- 
duced. 

Table 1 shows contrast characteristics of the liquid crystal display device of Application 3 and of the liquid 
crystal display devices of Comparative Examples 3 and 4. 

Table 1 



Comparison of contrast characteristics 




Application 3 


Comparative Example 3 


Comparative Example 4 


Contrast 


38 


41 


9 



15 It Is understood 'from Table 1 that the liquid crystal display device of Application 3 has an electro-optic char- 

acteristic comparable to that of Comparative Example 3. Compared with the conventional polymer dispersed 
TN liquid crystal display device of Comparative Example 4, the liquid crystal display device of Application 3 
has higher contrast due to less light scattering in the pixels. Moreover, In the liquid crystal display device of 
Application 3, two substrates are securely supported by the polymer walls as described above, so that sub- 

20 strates formed of a PET flm can be used. When other plastic films or glass substrates were used Instead of 
the PET film, the same advantages were obtained. 

Application 4 

25 Cytop (manufactured by Asahi Glass Co., Lid.) was coated onto the same substrate as that of Application 
3 so that the Cytop had a thickness of 0.2 pm. Next, spacers were dispersed on one substrate, and the other 
substrate was placed thereon to form a cell in the same way as in Application 3. Then, the same photomask 
as that of Application 3 was placed in the same way as in Application 3. A homogeneous mixture containing 
0.1 g of trimethylol propane trimethacrylate, 0.9 g of lauryl acrytate, 4 g of a liquid crystal material (ZU-4788- 
30 000, manufactured by Merck & Co., Inc.), and 0.03 g of a photopolymarization initiator (Irgacure 184, manu- 
factured by CIBA-GEJGY Corporation) was injected into the cell. 

Next, the cell was Irradiated with UV-rays through the photomask at an illuminance of 10 mW/cm 2 for 2 
minutes by using a high-pressure mercury lamp which can provide parallel rays, whereby the porymerizable 
material in the mixture was cured. 
35 The liquid crystal display device manufactured as described above was cut, and one substrate was peeled 
off from the other substrate. The liquid crystal material was washed away with acetone, and after that, the 
liquid crystal layer was observed by an SEM. As a result, it was confirmed that uniformly aligned liquid crystal 
regions having the same regularity as those of a dot pattern of the photomask and a pixel pattern and having 
almost the same size as that of the dot pattern were formed. 
40 Moreover, polarizing plates were attached to another liquid crystal display device manufactured in the 
same way as the above so that each polarizing direction thereof crossed each other at right angles, whereby 
a polymer dispersed ECB liquid crystal display device was manufactured. 

As shown in Figure 11 A, in an ordinary ECB liquid crystal display device, liquid crystal molecules e are in 
a homaotropic orientation having a tilt angle of several degrees when no voltage is applied. Therefore, as shown 
49 in Figure 11 B, when a voltage is applied, the liquid crystal molecules e tilt In the same direction. As a result, 
the apparent refractive index is different depending upon direction of observation, and retardation ( A n-d, 
where A n is a birefringence of liquid crystal molecules and d is a thickness of a liquid crystal cell) Is changed, 
causing an inversion phenomenon in which black and white are inverted depending upon the position of ob- 
servation and nonuniform contrast In contrast, in the case where the mixture containing the liquid crystal and 
the light-curable material Is Irradiated with light having an Illuminance distribution, a thin polymer layer Is 
formed between the substrate and the liquid crystal to decrease the ability of the orientation film on the sub- 
strate for regulating the orientation. However, it was confirmed that when a homaotropic orientation film with 
a strong ability for regulating the orientation was used as in Application 4, the liquid crystal molecules were In 
a homeotropic orientation. More specifically, It was observed that the liquid crystal molecules e stood on end 
with respect to the cell as shown in Figure 12A. When a voltage Is applied to the cell, as shown in Figure 12B, 
the liquid crystal molecules e tflt toward each polymer wall due to the Interaction between the liquid crystal 
and the polymer walls. Thus, the refractive index becomes almost the same, when seen from any direction 
with a certain angle from a vertical direction of the cell, greatly improving the characteristics of the viewing 
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angle. 

Comparative Example 5 . 

6 

As a comparative example with respect to Application 4, an ECB liquid crystal display device with a con- 
ventional structure was manufactured as follows: 

Two glass plates with ITO (flint glass with iTO having a thickness of 500 Angstroms, manufactured by Nip- 
pon Sheet Glass Co.. Ltd.) were used instead of the substrates of Application 4. A cell was formed in the same 
10 way as in Application 4. The liquid crystal material (ZLI-4788-000) which was the same as that used In Appli- 
cation 4 was injected into the cell. Two polarizing plates were attached to the cell so that each polarizing di- 
rection thereof crossed each other at right angles, whereby a conventional liquid crystal display device was 
manufactured. 

15 Comparative Example 6 

As a comparative example with respect to Application 4, a liquid crystal display device was manufactured 
as follows: 

A ceil was formed in the same way as In Application 4. The same mixture containing the liquid crystal and 
20 the light-curable material as that of Application 4 was Injected into the cell. Then, the cefl was irradiated with 
UV-rays without a photomask in the same way as in Application 4, whereby a polymer dispersed ECB liquid 
crystal display device was manufactured. 

Table 2 shows the contrast characteristic of the liquid crystal display device of Application 4 together with 
those of Comparative Examples 5 and 8. 

25 

Table 2 
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Comparative Example 5 


Comparative Example 8 


Contrast 
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It is understood from Table 2 that the I iqutd crystal display device of Application 4 has an electro-optic char- 
acteristic comparable to that of Comparative Example 5. Compared with the conventional polymer dispersed 
liquid crystal display device of Comparative Example 6, the liquid crystal display device of Application 4 has 
higher contrast due to less light scattering in pixels. As to the characteristics of the viewing angle, in Compar- 
ative Example 5, inversion phenomenon was caused when seen from various directions, and in Application 4, 
such phenomenon was not caused and a targe viewing angle was obtained. Moreover, in the liquid crystal dis- 
play device of Application 4, substrates formed of PET films can be used. When other plastic films or glass 
substrates were used instead of the PET flm, the same advantages were obtained. 

Application 5 

ITO fBms wit h a thickness of about 1 000 Angstroms were formed on two glass substrates by a vapor de- 
position method, and a plurality of electrode lines were provided in parallel on the substrates by a wet etching 
method. Pdyimide orientation films with a thickness of about 500 Angstroms were coated onto surfaces of 
the substrates, on which the electrode lines were formed, by a spin coating method. The resulting substrates 
were baked at 1 80°C for one hour and su bjected to a uniaxial rubbing treatment, whereby orientation films were 
formed thereon. In order to regulate ceo thickness, silica beads with a diameter of 2 um were dispersed on 
the substrate as spacers, and two substrates were attached to each other, whereby a cell was formed. 

It Is noted that the rubbing treatment was conducted so as to obtain the same rubbing treated directions 
of the substrates, when the two surfaces of the substrates having the electrode lines faced each other so that 
the electrode lines crossed at right angles. 

Next, a homogeneous mixture containing 0.80 g of ferroelectric liquid crystal composition (ZU-4003, man- 
ufactured by Merck & Co., Inc.), 0.02 g of polyethylene glycol dlacrylate (NK ESTER A-200, manufactured by 
Shin Nakamura Chemical Industrial Co., Ltd.) as a polymerfeaWe material, and 0.18 g of lauryi acryiate (NK 
ESTER LA, Shin Nakamura Chemical Industrial Co., Ltd.) was injected between the substrates. This mixture 
Is In a nematic phase state or an isotropic liquid phase slate at an ordinary temperature. The phase transition 
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temperature of this mixture Is shown below: 

SmC* <- 25°C -> SmA «-31°C-> cholesteric phase «- 35°C -> isotropic phase 

Next, a photomask was placed on the cell In the same way as in Application 3. The mixture was irradiated 
5 with UV-rays through the photomask at an illuminance of 1 0 mW/cm 2 for 2 minutes by using a high-pressure 
mercury lamp which can provide parallel rays, under the condition that the mixture was in a nematic phase or 
an isotropic liquid phase. The potymerizable material was cured by this irradiation, and a phase separation 
occurred in the mixture. 

The phase separation was observed by a microscope, revealing that t he polymer wails 8 were not formed 
10 in regions which were not covered with masking portions of the photomask, and the polymer walls 8 were 
formed in regions to which the UV-rays were irradiated and in the vicinity thereof as shown in Figure 3. 

Moreover, the observation of the cell by a polarizing microscope having crossed Nicola revealed the fol- 
lowing: 

Center portions of the liquid crystal regions were In an ordinary surface stabilized ferroelectric (SSF) type 
15 orientation in the rubbed direction of the substrate. The orientation was rapidly changed in the vicinity of the 
polymer walls to be In a homeotropic orientation. On the other hand, in the regions to which the UV-rays were 
irradiated, light scattering occurred. 

In the case where the mixture containing the liquid crystal and the light-curable material was irradiated 
with light having an illuminance distribution as in Application 5, even though a horizontal orientation film with 
20 weak ability for regulating the orientation is used, the liquid crystal molecules can be aligned in the orientation 
direction of the substrate by using a liquid crystal material such as ferroelectric liquid crystal (FCL) excellent 
In regulating abflfcy. 

Furthermore, the ferroelectric liquid crystal cell thus manufactured was placed under a microscope having 
crossed Nicds and applied with a memory pulse. It was confirmed that in the liquid crystal regions to which 

25 weak light was irradiated, the same switching as that obtained in an ordinary SSF type cell was obtained. In 
addition, when quenching phases of the ceil and a polarizing plate were aligned so that switching occurred 
between a complete quenching state and a light transmission state, It was observed that the light irradiated 
regions have brightness between on and off states due to the leakage of light caused by disturbance of the 
orientation of the liquid crystal molecules and due to light scattering, even under the condition that an electrical 

30 field was not applied. 

When other plastic films or the like were used Instead of the glass substrate, the same results as the above 
were obtained. 

Comparative Example 7 

35 

As a comparative example with respect to Application 5, a liquid crystal display device was manufactured 
as follows: 

A ceB was formed in the same way as in Application 5. A liquid crystal material (ZU-4003) was injected 
Into the cell, followed by being sealed, whereby a liquid crystal display device was manufactured. 

40 

Comparative Example 8 

A liquid crystal display device was manufactured in the same way as in Application 5 and by using the 
same materials as those of Application 5, except that a photomask was not used during the light irradiation 
45 step. 

Table 3 shows the contrast characteristic of the liquid crystal display device of Application 5 together with 
those of the liquid crystal display devices of Comparative Examples 7 and 8. 



Table 3 





Application 5 


Comparative Example 7 


Comparative Example 8 


Contrast 


35 


40 


8 



It is understood from Table 3 that the liquid crystal display device of Application 5 has an electro-optic char- 
acteristic comparable to that of Comparative Example 7. Compared with the conventional I iquid crystal display 
device of Comparative Example 8, the liquid crystal display device of Application 5 has higher contrast due to 
less light scattering in the pixels. Moreover, in the liquid crystal display device of Application 5, even when plas- 
tic films or the like were used, the same advantages were obtained. 
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In the liquid crystal display device of Comparative Example 8, when the mixture of the liquid crystal and 
the polymertzable material was irradiated with UV-rays, the polymerizable material was almost uniformly 
cured, whereby a phase separation was caused between the liquid crystal and the polymerizable material. 
s When the portion where the phase separation occurred was observed by a microscope, it was revealed that 
the liquid crystal regions 9 were randomly dispersed in the polymer walls 8 almost over t hat portion as shown 
In Figure 13. Moreover, when this cell was observed by using a polarizing microscope having crossed Nlcols, 
ft was confirmed that light scattering occurred in the polymer walls 8 and center portions of the liquid crystal 
regions 9 were in nearly an SSF type orientation along the rubbed direction of the substrate, and the orientation 
10 of the liquid crystal molecules became more random toward the polymer wails 8. 

The ferroelectric I iqu id crystal cell thus obtained was sandwiched by polarizing plates so that the polarizing 
directions thereof crossed each other at right angles and applied with a memory pulse, confirming that the 
same switching as that of an ordinary SSF type cell was conducted. However, in the case of a reverse switch- 
ing, complete quenching was not obtained and the orientation seemed to be partially nonuniform. The inspec- 
ts tion of this nonuniform portion by the polarizing microscope revealed that light scattered in the polymer walls 
8, and light was leaked due to the disturbance of the orientation of the liquid crystal molecules in the vicinity 
of the polymer walls. 

Table 4 shows the shock resistance of the liquid crystal display devices of Application 5. Comparative Ex- 
amples 7 and 8. These results were obtained by applying a pressure of 5 kg/cm 2 to the respective liquid crystal 
20 display devices and observing the change in the orientation of the liquid crystal molecules thereof. 



Table 4 


Results of pressure test 


Application 5 


The orientation of the liquid crystal molecules were slightly disturbed only 
in a pixel present in a boundary portion between the pressurized region 
and the non-pressurized region. No problem was caused in terms of practi- 
cal use. 


Comparative Example 7 


The orientation of the liquid crystal molecules was disturbed from the pres- 
sured point up to the periphery thereof. A problem was caused in terms of 
practical use. 


Comparative Example 8 


The orientation was disturbed in a pixel in a boundary portion between the 
pressurized region and the non-pressurized region. A problem was caused 
in terms of practical use. 


Table 5 shows the change of the orientation in the case where the above-mentioned three liquid crystal 
display devices were dropped from a height of 30 cm. 




Tables 


Results of drop test 


Application 5 


Distinct disturbance of the orientation was not acknowledged. 


Comparative Example 7 


The orientation was disturbed over the entire region. 


Comparative Example 8 


Distinct disturbance of the orientation was not acknowledged. 



50 As is understood from these tables, in the case of Application 5, there are no problems in the pressure 
test and in the drop test In the case of both of Comparative Examples 7 and 8, there are problems in the pres- 
sure test and/or in the drop test 

Application 8 

55 

Two substrates on which a plurality of electrode lines were formed and which were subjected to a rubbing 
treatment m the same way as In Application 5 were prepared. A homogeneous mixture containing 0.80 g of 
ferroelectric liquid crystal composition (ZU-4003, manufactured by Merck & Co., Inc.), 0.02 g of polyethylene 
glycol acrylate as a polymertzable material (NK ESTER A-200, manufactured by Shin Nakamura Chemical Irv 
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dustrial Co.. Ltd.). 0.18 g of tauryl acryiate as a polymerizabie material (NK ESTER LA manufactured by Shin 

Nakamura Chemical Industrial Co., Ltd.) and silica beads with a diameter of 2 urn was coated onto one of the 

substrates under the condition that the mixture was In a nematic phase state or In an isotropic liquid phase 
6 state at an ordinary temperature. Then, the two substrates were attached to each other in the same way as 

in Application 6, whereby a ceil was formed. A phase transition temperature of the mixture is shown below: 

SmC* 4- 25°C SmA <-31*C-» choJesteric phase 35°C -> isotropic phase 

Next a photomask was placed on the cell in the same way as fri Application 5. The mixture was Irradiated 

with UV-rays t hroug h the photomask under the same condition as that of Application 5, whereby the polymer- 
ia table material in the mixture was cured. As a result a phase separation occurred between the liquid crystal 

and the polymer. 

The observation of the cured portion of the mixture revealed that the polymer walls were not formed in 
the regions which were not covered with the masking portions of the photomask and the polymer walls were 
formed in the light irradiated regions and in the vicinity thereof. 

is As described above, the liquid crystal display device of Application 6 was obtained by coating the mixture 
onto one of the glass substrates on which the electrodes and orientation films were formed under the condition 
that the mixture was in a nematic phase state or an isotropic liquid phase state and attaching both of the glass 
substrates. There was no disturbed orientation In the liquid crystal display device thus obtained. However, in 
the case where the two glass substrates having the electrodes and the orientation ffens were attached to each 

20 other, and then the mixture containing the liquid crystal and the polymerizabie material was Injected between 
the substrates under the condition that liquid crystal molecules were In a nematic state or an isotropic state, 
as described In Application 5, distinct disturbance of the orientation was observed by a microscope in the vi- 
cinity of the hole for Injection and In the vicinity of the sealing. 

In Example 2, one liquid crystal region was provided in one pixel or one liquid crystal region was formed 

2S in two or more pixels. The present invention is not limited thereto. For example, it is also possible in the present 
invention that at least one liquid crystal region is provided in one pixel and another one or more liquid crystal 
region or a part thereof is provided In the same pixel. This structure is effective for enlarging a screen by in- 
creasing the size of each pixel for the following reasons: 

When a photomask which completely covers a large pixel, an unre acted polymerizabie material present 

30 in a center of the pixel Is polymerized due to the leaked light during the Irradiation of light; as a result, a number 
of liquid crystal regions or polymer Islands are formed (which become a source for light scattering). Thus, con- 
trast is remarkably decreased. On the other hand, a plurality of weak light-irradiated regions are formed in a 
pixel so that the above-mentioned structure is obtained. In this case, masking portions of a photomask to be 
used become small and an un reacted polymerizabie material does not remain in the center of the pixel, so 

35 that a number of liquid crystal regions or polymer islands are not formed. Thus, satisfactory contrast can be 
obtained. In particular, in the case where a longitudinal side of the pixel exceeds 200 jim, this structure is ef- 
fective. In the case where a longitudinal side of the pixel exceeds 200 }im, the maximum diameter of each weak 
light-irradiated region is preferably in the range of 20 to 500 \im, and more preferably in the range of 50 to 200 
|im. In the case where the maximum diameter is less than 20 um, contrast is remarkably decreased due to a 

40 number of polymer wails in the pixel. In the case where the maximum diameter is more than 500 |im, a light- 
curable material present in the center of the pixel is not likely to move to the end of the pixel. Thus, the liquid 
crystal regions cannot be formed substantially corresponding to the shape of the masking portions of the pho- 
tomask. As to the position of the weak light-irradiated regions, it Is preferred that the weak light-irradiated re- 
gions are provided so as to make the maximum diameter thereof as small as possible. 

45 

Example 3 

Example 3 is a non light scattering type liquid crystal display device in which characteristics of the viewing 
angle and contrast are improved. The non light scattering type liquid crystal display device wOl be described 
so by way of illustrating Applications. 

Application 7 

ITO (mixture of Indium oxide and tin oxide) with a thickness of 500 Angstroms was provided on a glass 
55 substrate (flint glass: 1.1 mm thickness). Then, polyimide(SE150, manufactured by Nissan Chemical Industries 
Ltd.) was coated onto the substrate by a spin coating method, whereby an orientation film was formed thereon. 
In this way, two substrates were formed. 

Spacers with a diameter of 5 um were dispersed on one substrate, and the other substrate was placed 
thereon so that the gap therebetween was kept at a predetermined size, whereby a cell was formed. 
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A photomask 43 shown in Figure 14 having square masking portions 43a. each side being 200 urn was 
placed on the cell thus formed. Each square masking portion 43a was provided with an interval of 50 psn. In 
the ceil, a homogeneous mixture containing 0.9 g of Isobornyl met hacrylate, 0.1 g of aery] ate with two func- 
tional groups, i.e., a photo potymertzaUe compound (R-684, manufactured by Nippon Kayaku K.K.). 4 g of a 
mixture in which 0.3% by weight of a chiral agent (S-611, manufactured by Merck & Co.. Inc.) was added to 
liquid crystal material (ZU-4792, manufactured by Merck & Co., Inc.). and 0.02 g of a photopoiymerizatton ini- 
tiator (irgacure 164. manufactured by CJBA-GEIGY Corporation) was Injected. 

The cell was Irradiated with UV-raye by using a high-pressure mercury lamp which can provide parallel 
rays. This irradiation was conducted under the condition that one cycle (Including one second Irradiation at 
an numinance of 15 mW/cm 2 and 30 seconds non-irradiation) was repeated 20 times and then the irradiation 
was continuously conducted for 5 minutes. Thus, the polymerizable material was cured. 

The resulting cell was observed by a polarizing microscope, which revealed the fallowings: 

As shown in Figure 24A, 24B, 24C or 24D. an outside liquid crystal region d* was formed. The respective 
outside liquid crystal regions d* were formed with the same regularity as that of a dot pattern of the photomask 
43 (or a pixel), each region d r having almost the same size. Moreover, liquid crystal domains g in each outside 
liquid crystal region d' were oriented in an omnidlrection on a surface parallel with the surface of the substrate, 
and an Inside liquid crystal region d was formed being surrounded by each outside liquid crystal region d\ 

Polarizing plates were attached to the resulting cell, thereby manufacturing a liquid crystal display device. 

Comparative Example 9 

As a comparative example with respect to Application 7, a cell was formed in the same way as In Application 
7. Then, the same liquid crystal material (in which 0.3% of S-611 was added) was injected Into the cell thus 
formed. Polarizing plates were attached to the cell so that each polarizing direction thereof was aligned with 
the orientation direction of the cell, whereby a conventional TN liquid crystal display device was manufactured. 

Comparative Example 1 0 

Moreover, as a comparative example with respect to Application 7, a cell was formed in the same way as 
In Application 7. In the cell thus formed, a mixture containing liquid crystal, a light-curable material, and a pho- 
topolymerizatlon initiator was injected In the same way as In Application 7. Then, the cell was irradiated with 
UV-rays in the same way as in Application 7, except that a photomask was not used. The resulting cell was 
sandwiched by polarizing plates so that the polarizing directions of each polarizing plate crossed each other 
at right angles, whereby a conventional polymer dispersed liquid crystal display device was manufactured. 

Table 6 shows the electro-optic characteristics of the cell of Application 7 together with those of the cells 
of Comparative Examples 9 and 1 0. 



Tabled 



Comparison of electro-optic characteristics 




Application 7 


Comparative Example 9 


Comparative Example 10 


Contrast 


30 


41 


9 


Inversion phenomenon 
in half tone 


o 


X 


A 



For the purpose of measuring contrast a cell and polarizing plates were combined so as to obtain a nor- 
mally white state, and contrast of the cell thus obtained was measured by a liquid crystal evaluation device 
(LC-5000, manufactured by Ohtsuka Denshi Co., Ltd.). It is noted that a measurement value was taken as a 
ratio of light transmittance T 0 with respect to light tra remittance T^ (T</r«^}, where the light transmittance T 0 
was obtained when a lens with a collecting angle of 24° from the vertical direction of the cell was used under 
no voltage applied, and the light transmittance T Mt was obtained when the above lens was used with a satur- 
ation voltage applied. In Table 6, a mark O shows a state in which inversion phenomenon hardly occurs; a mark 
x shows a state in which inversion phenomenon Is easily observed; and a mark A shows a state in which in- 
version phenomenon is barely observed. 

As is understood from Table 6, the liquid crystal display device of Application 7 has electrooptic charac- 
teristics comparable to those of the conventional TN liquid crystal display device of Comparative Example 9. 
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In particular, in Application 7, the inversion phenomenon caused by changing the viewing angle as seen in the 
TN liquid crystal display device in a half tone is not observed, and contrast obtained by observing In a d irection 
with an angle of 40° from the vertical direction of the cell is hardly changed. Moreover, compared with the con- 
5 ventional polymer dispersed liquid crystal display device (Comparative Example 10), less light scattering oc- 
curs, increasing contrast In Comparative Example 10, as shown in Fugure 22 a great number of liquid crystal 
regions d were dispersed in one pixel and the diameter of each region is very small. Thus, the liquid crystal 
display device thus obtained was a light scattering type. 

10 Application 8 

A homogeneous mixture containing 0.9 g of tsobornyt methacrylate, 0.1 g of acryiate with two functional 
groups. I.e., a photopoiymertzable compound (R-684, manufactured by Nippon Kayaku K.K.), 4 g of a mixture 
in which 0.3% by weight of a chirai agent (S-811, manufactured by Merck & Co., Inc.) was added to a liquid 
is crystal material (ZU-4792, manufactured by Merck & Co., Inc.). and 0.02 g of a photopoiymertzation initiator 
(lrgacure 184, manufactured by CIBA-GEIGY Corporation) was injected into a ceil manufactured in the same 
way as in Application 7. 

The cell was covered with the photomask shown In Figure 14 and irradiated with UV-rays by using a high- 
pressure mercury lamp which can provide parallel rays at an illuminance of 1 5 mW/cm 2 for 5 minutes, whereby 
20 a polymeria We material was cured. 

The cell thus obtained was observed by a polarizing microscope, which revealed the following: 
As shown in Figure 25, a plurality of circular liquid crystal regions d2 were formed at the end portions of 
a weak light-Irradiated region b and a plurality of circular liquid crystal regions d1 were formed surrounded by 
the liquid crystal regions d2. Each liquid crystal region d2 was divided Into one to several circular liquid crystal 
25 domains, and the respective domains were formed in a radial manner. Each liquid crystal region d1 was also 
divided into one to several circular domains, and each domain was randomly oriented. 

When a voltage is applied under this condition, the direction in which liquid crystal molecules stand is dif- 
ferent depending upon each liquid crystal domain. Therefore, when the weak light-irradiated region is seen 
from an omnldlrectlon with a predetermined angle from the vertical direction of the weak light-irradiated region, 
30 an apparent refractive index becomes almost constant Thus, characteristics of the viewing angle in a halftone 
can be improved. 

Polarizing plates were attached to both sides of the cell thus manufactured so that each polarizing angle 
of the polarizing plates crossed each other at right angles. The electro-optic characteristic of the cell is shown 
in Table 7. 

35 

Table 7 



Comparison of electro-optic characteristics 




Application 8 


Applications 


Contrast 


25 


19 


Inversion phenomenon In half tone 


O 


A 



45 

Application 9 

A homogeneous mixture containing 0.9 g of isobornyl methacrylate, 0.1 g of acryiate with two functional 
groups, i.e., a photopoiymertzable compound (R-684, manufactured by Nippon Kayaku K.K.), 4 g of a mixture 
50 In which 0.3% by weight of a chirai agent (S-811, manufactured by Merck & Co., Inc.) was added to a liquid 
crystal material (ZU-4792, manufactured by Merck & Co., Inc.), and 0.12 g of a photopolymerization initiator 
(lrgacure 184, manufactured by CIBA-GEIGY Corporation) was Injected into a cell manufactured in the same 
way as in Application 7. 

The cell was covered with the photomask shown in Figure 14 and irradiated with UV-rays by using a high- 
55 pressure mercury lamp which can provide parallel rays at an illuminance of 45 mW/cm 2 for 5 minutes, whereby 

a polymerizable material was cured. 

The cell thus obtained was observed by a polarizing microscope, which revealed the following: 

As shown In Figure 23, a plurality of circular liquid crystal regions d were formed in a weak light-irradiated 

region b. Polarizing plates were attached to both sides of the cell thus manufactured so that each polarizing 
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angle of the polarizing plates crossed each other at rig ht angles. The electro-optic characteristic of t he ceD Is 
shown In Table 7. 

It to understood from the comparison of Applications 7, d, and 9 based on Tables 6 and 7 that the Inversion 

5 phenomenon in a half tone in the liquid crystal regions shown in Figure 25 of Application 8 Is satisfactory to 
the same degree as that of Application 7, where the liquid crystal domains of the outside liquid crystal region 
are formed in a radial manner so as to surround another liquid crystal region; however, contrast is slightly less 
satisfactory than that of Application 7. Application 9 has a structure as shown in Figure 23. so that the inversion 
phenomenon occurs in a half tone and contrast is decreased. 

10 In Applications 7 to 9, UV-rays were Irradiated at an illuminance in the range of 16 mW/cm 2 of 45 mW/cm 2 
by using a high-pressure mercury lamp. The cond Worre for irradiation of UV-rays are different depending upon 
the composition of a mixture of liquid crystal and a pofymerizaWe material and are not particularly limited. How- 
ever, in order to allow liqu id crystal regions to sufficiently grow and to prevent damage to a liquid crystal material 
by UV-rays, the illuminance is preferably 60 mW/cm 2 (measured at 365 nm) or less. 
is The reason why a pulse irradiation Is conducted at a cycle including one second irradiation and 30 seconds 
non-irradiation in Application 7 is as follows: 

In the case where a mixture containing liquid crystal and a light-curable material is irradiated with light 
having an Illuminance distribution, the light-curable material in light-irradiated regions reacts to form the cores 
of the polymer walls. Then, the concentration of the light-curable material In the light-irradiated region is de- 
20 creased and the concentration gradient of the light-curable material is formed. As a result, an unreacted light- 
curable material In weak light-irradiated regions move to gather In the light-irradiated regions along the con- 
centration gradient whereby the unreacted light-curable material moved Into the light-irradiated regions are 
polymerized to form polymer walls. At this time, in the case where the light-curable material has a high poly- 
merization rate, the light-curable material in t he weak light-Irradiated regions Is polymerized due to light leaked 
25 from the light-Irradiated regions, before the light-curable material reaches the light-irradiated regions. There- 
fore, even in the weak light- Irradiated regions, a plurality of liquid crystal regions are formed. If these liquid 
crystal regions are extremely small (e.g., 20 pm or less), light Is scattered at interfaces between the polymer 
walls and the liquid crystal regions, resulting in decreased contrast For this reason, the extremely small liquid 
crystal regions are not preferred. In order to avoid this, the polymerization rate is made low, whereby the light- 
so curable material in the weak light-Irradiated regions can reach the light-Irradiated regions completely, and a 
phase separation between the liquid crystal regions and the polymer walls can be made dear. This means 
that each pixel in the liquid crystal display device Is almost covered with the liquid crystal regions to Improve 
contrast. 

In addition, as a method for making the phase separation clear, the light-curable material in the weak light- 

6 irradiated regions is allowed to be sufficiently moved into the light-irradiated regions under a norv irradiation 
condition by using light in a pulse state, whereby liquid crystal regions can be formed without forming small 
liquid crystal regions in the weak light-irradiated regions. 

It is preferred to conduct a pulse irradiation for 5 seconds or less during which the poiymerizaWe material 
is not sufficiently cured, with an interval of 30 seconds or more. In this pulse irradiation, liquid crystal domains 
40 can be in a random orientation instead of an omnidirectional orientation by regulating t he porymerizable material 
and irradiation conditions. 

Application 10 

45 Application 10 is the case where a photopolyrnerization reaction is suppressed, a phase separation be- 
tween liquid crystal molecules and a poiymerizaWe material is made clear, and I (quid crystal regions are formed 
so as to correspond to the shape of the masking portions of a photomask. In order to suppress a photopoly- 
rnerization reaction, It is preferred that a photopolyrnerization suppressor be added. 

ITO (mixture of indium oxide and tin oxide) with a thickness of 500 Angstroms was provided on a glass 

60 substrate (flint glass: 1.1 mm thickness). Spacers (mlcropearl, manufactured by Sekisui Fine Chemical Co., 
Ltd.) with a diameter of 6 \un were dispersed on one substrate, and the other substrate was placed thereon 
so as to keep a gap therebetween, whereby a cell was formed. 

The photomask 43 shown in Figure 14 having squares, each side being 200 jim and each square being 
formed in a pitch of 260 jim was placed on the cell thus formed. In the cefl, a homogeneous mixture containing 

» 0.85 g of isobornyl methacrylate. 0.1 g of acrylate with two fonctina! groups, i.e., a photopoiymerizable com- 
pound (R-684, manufactured by Nippon Kayaku K.K.), 0.05 g of styrene as a photopolyrnerization suppressor, 
4 g of a mixture In which 03% by weight of a chlral agent (S-811, manufactured by Merck & Co., Inc.) was added 
to a liquid crystal material (ZU-4792, manufactured by Merck & Co., Inc.), and 0.02 g of a photopolyrnerization 
Initiator (Irgacure 651, manufactured by CiBA-GEIGY Corporation) was Injected. 
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The cell was continuously irradiated with UV-rays from the side of a dot pattern of the photomask 43 by 
using a high-pressure mercury lamp which can provide parallel rays at an illuminance of 1 5 mW/cm 2 (measured 
at 356 nm) for 5 minutes. 

The cell thus formed was observed by a polarizing microscope, which revealed the following: 
Liquid crystal regions were uniformly formed with the same regularity as that of the dot pattern (or a pixel), 
each region having almost the same size. Moreover, liquid crystal domains in the liquid crystal regions were 
oriented in an omnid traction. Polarizing plates were attached to the upper and lower sides of the cell to man- 
ufacture a liquid crystal display device. 

Comparative Example 11 

As a comparative example with respect to Application 10, a liquid crystal display device was manufactured 
as follows: 

A cell was formed in the same way as in Application 10, and a mixture containing liquid crystal, a light- 
curable material, a photo polymerization initiator, which was the same as that of Application 1 0, was injected 
into the cell. The resulting cell was irradiated with light under the same conditions as those of Application 10. 
Polarizing plates were attached to the cell thus formed so that each polarizing angle crossed each other at 
right angles, whereby a conventional polymer dispersed liquid crystal display device in which the cell was sand- 
wiched by the polarizing plates was manufactured. 

Comparative Example 12 

Moreover, as a comparative example with respect to Application 10, a liquid crystal display device was 
manufactured as follows: 

First polyimide (SE150, manufactured by Nissan Chemical Co., Ltd.) was coated onto a substrate which 
was the same as that of Application 10 by a spin coating method. The substrate was subjected to a uniaxial 
rubbing treatment by using a nylon doth. Ttoo substrates which were treated in this way were attached to each 
other at right angles so that each rubbing direction crossed the other. Spacers (rrdcropearl, manufactured by 
SeWsui Fine Chemical Co., Lid.) wfth a diameter of 5 |im were dispersed on one substrate, and the other sub- 
strate was formed thereon so as to keep a gap therebetween, whereby a eel was formed. Then, a mixture in 
which 0.3% by weight of a chiral agent (8-811 , manufactured by Merck & Co.. inc.) was added to a liquid crystal 
material (ZU-4792, manufactured by Merck & Co., Inc.) was injected into the cell. Moreover, polarizing plates 
were attached to the cell so that the polarizing directions thereof coincided with the orientation direction of 
liquid crystal molecules in the cell, whereby a conventional TN liquid crystal display device was manufactured. 

Table 8 shows the electro-optic characteristic of the display device of Application 10 together with those 
of the display devices of Comparative Examples 11 and 12. 



Table 8 



Comparison of electro-optic characteristics 




Application 10 


Comparative Example 11 


Comparative Example 12 


Contrast 


35 


9 


41 


Inversion phenomen- 
on in a half tone 


O 


A 


X 



For the purpose of measuring contrast, a cell and polarizing plates were combined so as to obtain a nor- 
mally white state, and contrast of the cell thus obtained was measured by a liquid crystal evaluation device 
(LC-5000, manufactured by Ohtsuka Denshi Co., Ltd.). It Is noted that the measurement value was taken as a 
ratio of light transmittance T 0 wfth respect to light transmittance (T</T Mt ). where the light transmittance T 0 
was obtained when a lens with a collecting angle of 24° from the vertical direction with respect to the cell was 
used under no voltage applied, and the light transmittance was obtained when the above lens was used 
with a saturation voltage applied. In Table 8, a mark O shows a state in which inversion phenomenon hardly 
occurs; a mark x shows a state in which Inversion phenomenon is easily observed; and a mark A shows a 
state in which inversion phenomenon is barely observed. 

As is understood from Table 8, the liquid crystal display device of Application 1 0 has an electro-optic char- 
acteristic comparable to that of the conventional TN liquid crystal display device of Comparative Example 12. 
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In particular. In Application 10. the inversion phenomenon caused by changing the viewing angle as seen in 
the TN liquid crystal display device in a halftone fe not observed, and the contrast obtained by observing in 
a direction with an angle of 40° from the vertical direction with respect to the cell is hanfly changed. Moreover. 

5 compared with the conventional polymer dispersed liquid crystal display device (Comparative Example 11). 
less light scattering occurs, increasing contrast 

Moreover, in Application 8. the liquid crystal regions shown in Figure 25 were obtained without using a 
photopolymerization suppressor. In Application 10 using a photopolymertzation suppressor, the liquid crystal 
regions as shown in Figure 28A. 26B. 26C. or 26D were obtained. Thus, the liquid crystal display device In 

10 Application 1 0 is excellent in contrast 

The above-mentioned photopcfymerization suppressor is a compound capable of decreasing the photo- 
polymerization rate by being added to the poJymertzable material to be used. Examples of the photoporymer- 
ization suppressor include polymerizabie compounds which have lower reactivity than acrylate and methacry- 
late and which have a Q valve of 0.8 or more; such as styrene (Q = 1). parachiorostyrene (Q = 1.03). a-me- 

15 thyistyrene (Q = 0.08). and butadiene (Q = 2.39). where Q represents the resonance stability of a monomer 
In a radical polymerization. When a monomer has a larger value of Q, a radical to be generated is likely to be 
stabilized due to resonance effects, decreasing the radical polymerization rate. In the present invention, when 
a polymerization reaction is slow, the phase separation rate between the liquid crystal and the polymerizabie 
material becomes lower. As a result liquid crystal regions to be formed become large and almost the same 

20 size as that of masking portions of a photomask. This is preferred since contrast is improved. In addition, it is 
preferred to use a radical catcher such as a p-quinone derivative (e.g.. p-quinone. p-chforoqulnone, p-methyl- 
quinone), 2,2-dlphenyM-ptaythydrazyl (DPPH), aromatic nftro compounds, and nrtooso compounds (e.g.. ni- 
trobenzene, nltrotoluene. aniline, nitrosodimethyf aniline). 

The added amount of photoporymerization suppressor is varied depending upon its effects, and there is 

25 no particular limitation thereto In the present invention. However, it Is preferred to add the photopolymertzation 
suppressor in such a manner that when a change of photoporymerization reaction heat of a mixture of a light- 
curable material, a photoporymerization initiator (trgacure 651, 0.3% added) and a photopolymertzation sup- 
pressor is observed at an llumlnance of 100 mW/cm 2 (measured at 365 ran), 25°C by a photodif ferential scan- 
ning calorimeter (photo DSC: P DC 121, manufactured by SeBco Instruments & Electronics Ltd.), the peak of 

30 the reaction heat lasts for 20 seconds or more. When the peak value is 20 seconds or less, liquid crystal regions 
do not sufficiently grow and polymer walls are partially formed within weak light-irradiated regions of the pho- 
tomask, leading to a decrease In contrast. 

Examples of the liquid crystal include organic mixtures exhibiting a liquid crystal state In the vicinity of an 
ordinary temperature, e.g.. nematic liquid crystal (including liquid crystal for a dual frequency drive and liquid 

35 crystal with dielectric anisotropy of dielectric constant As < 0). cholesteric liquid crystal (in particular, liquid crys- 
tal having selective reflection characteristics with respect to visible light), smectio liquid crystal, ferroelectric 
liquid crystal, and discotfc liquid crystal. These liquid crystals can be mixed. In particular, nematic liquid crystal, 
cholesteric liquid crystal, or nematic liquid crystal to which a chlrai agent is added are preferred in terms of 
the characteristics thereof. Considering problems of coloring caused by hysteresis, uniformity, and d-A n (re- 

40 tardation), cholesteric liquid crystal, nematic liquid crystal to which a chlrai agent having a helical pitch of 10 
urn or more is added is preferred. Moreover, liquid crystal which is excellent in resistance to chemical reaction 
is preferred since a photopoiymerization reaction is involved in manufacturing. More specifically, liquid crystal 
which has a functional group such as a fluorine atom in a compound is preferred. Examples thereof include 
ZU -4801-000. ZU-4801-001, ZU-4792 (manufactured by Merck & Co.. Inc.). 

45 in the combination of the liquid crystal material and the polymer material, it is preferred that the diameter 
of a liquid crystal region formed becomes larger than the dot diameter of a photomask to be used in the present 
invention, when a polymer dispersed liquid crystal display device is manufactured by a conventional photopo- 
rymerization phase separation method. Even though the diameter of a liquid crystal region becomes smaller 
than a dot diameter of a photomask in a certain combination of the liquid crystal material and the polymerizabie 

50 material, this combination can be used by decreasing the Intensity of UV-rays, suppressing the added amount 
of the photopoly merization initiator, etc. 

The mixed ratio of the liquid crystal material and the polymerizabie material is preferably in the range of 
60:40 to 95:5 by weight When the polymerizabie material exceeds the ratio of 60:40, regions which change 
with respect to a voltage are decreased, resulting in poor contrast When the polymerizabie material is less 

55 than the ratio of 95:6, ft becomes difficult to form polymer walls sufficiently, and moreover, the TYm point of 
the mixture of the liquid crystal material and the polymerizabie material becomes higher, resulting in difficulty 
for the vacuum injection of the mixture into the cell. 

The added amount of the photoporymerization Inftjator is preferably In the range of 3 to 0.01% by weight 
based on the weight of the mixture of the liquid crystal material and the polymerizabie material. When the add- 
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ed amount exceeds 3% by weight, the photopotymerization rate is too high to make the liquid crystal region 
large, decreasing an electrical holding ratio required for driving a TFT. When the added amount Is less than 
0.01% by weight, a sufficient photopoJy merization reaction does not occur, and thus, polymer walls cannot 
5 be formed. 

Application 11 

As in Application 8, a liquid crystal display device, In which liquid crystal regions were partitioned by poly- 

10 mer wals, was manufactured by using the same substrate and materials as those of Application 10. In Appli- 
cation 1 1 , a photomask 44 as shown in Figure 1 9 having a light transmission hole 44b In each masking portion 
44a thereof and I ight transmission si it 44c formed in a broken line shape from the hole 44b toward four corners 
of the masking portion 44a was used. 

The ceil obtained was observed by a polarizing microscope, revealing the following: 

15 As shown in Figure 27. in the center of each liquid crystal region d with regularity, there was a polymer 

region I in an island shape. In the liquid crystal region d, liquid crystal domains g were formed In a radial manner. 
The contrast measured in a vertical direction with respect to the ceil was 29; and the contrast measured at an 
angle of 45° from the vertical direction of the cell in an omnkjfrection was In the range of 21 to 25. In a con- 
ventional TN cell, Inversion phenomenon was obtained In a direction of a stigmatic angle, remarkably decreas- 

2a Ing the display quality. 

The liquid crystal display device. In which the liquid crystal regions are partitioned by the polymer walls 
and quasi-solidified, has the same function as that of a conventionally used liquid crystal display device (TN, 
STN. ECB, ferroelectric liquid crystal display devices, eta) which has a high contrast and a steep drive voltage 
characteristic curve, and In which the cell is sandwiched by two polartzfrig plates. The liquid crystal display 

25 device of the present Invention can be driven by a simple matrix drive method, an active drive method using 
a TFT or an MIM. The present Invention is not particularly limited thereto. 

Application 12 

30 Application 12 is the case where a liquid crystal display device with a large screen is provided by aligning 

liquid crystal molecules in an omnldlrection or In a random direction. 

Hereinafter a method for manufacturing a liquid crystal display device of Application 12 will be described. 
First ITO (a mixture of indium oxide and tin oxide) with a thickness of 500 Angstroms was provided on a 
glass substrate (flint glass: 1.1 mm thickness). Then, polyimlde (SE150, manufactured by Nissan Chemical 
35 Industries Ltd.) was coated onto the glass substrate by a spin orating method, whereby an orientation film was 
formed thereon. In this way, two substrates were formed. 

Spacers with a diameter of 5 pm were dispersed on one substrate, and the other substrate was placed 
thereon so as to keep a predetermined gap therebetween, whereby a cell was formed. 

Then, a photomask 44 having a circular light transmission hole 44b with a diameter of 25 |im in the center 
40 of each masking portion 44a as shown In Figure 16 was placed on the cell thus formed. In the ceil, a homo- 
geneous mixture containing 0.9 g of Isobomyl methacryiato, 0.1 g of acrylate with two functional groups, i.e., 
a photopolymerizable compound (R-684, manufactured by Nippon Kayaku K.K.). 4 g of a mixture in which 0.3% 
by weight of a chiraJ agent (8-81 1, manufactured by Merck & Co., Inc.) was added to a liquid crystal material 
(ZU-4792, manufactured by Merck & Co., Inc.), and 0.02 g of a photopolymerization initiator (Irgacure 1 84, marv 
45 ufactured by CIBA-GEIGY Corporation) was injected. 

Next, the cell was continuously irradiated with UV-rays at an illuminance of 15 mW/cm 2 for 5 minutes by 
using a high-pressure mercury lamp which can provide parallel rays, whereby the polymerizable material was 
cured. 

The resulting ceil was observed by a polarizing microscope, which revealed the following: 
50 As shown in Figure 27. in the center of each liquid crystal region d with regularity, there was a polymer 
region I in an Island shape. In the liquid crystal region d, liquid crystal domains g were formed in a radial manner. 
The contrast measured in a vertical direction with respect to the cell was 28; and the contrast measured at an 
angle of 45° from the vertical direction of the ceil In an omnldlrection was in the range of 21 to 25. In a con- 
ventional TN cell, Inversion phenomenon was obtained In a direction of a stigmatic angle, remarkably decreas- 
h ing the display quality. 

As described In Applications 11 and 12, when light irradiation is conducted by using a photomask having 
a light transmission hole in the center of each masking portion, a decrease in contrast due to light scattering 
can be prevented by aligning liquid crystal molecules in liquid crystal regions in an omnldlrection, suppressing 
viewing angle dependency in a half tone, and letting the liquid crystal regions cover almost the entire pixel. 
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Moreover, a liquid crystal display device obtained by using this type of photomask can be utilized for a large 
screen and used as a liquid crystal display device required to have less viewing angle dependency. Thus, its 
application range is remarkably wide. Its application range covers a liquid crystal TV, a display device for a 

5 video camera (liquid crystal viewcam. manufactured by Sharp K.K.), eyeglasses-type liquid crystal display de- 
vice for virtual reality, and a liquid crystal display device for vehicles. In the case where an area of a masking 
portion is very large, a plurality of light transmission holes can be provided, and one of the transmission holes 
is not necessarily positioned in the center of the masking portion. What is important is that almost all of the 
weak light-irradiated regions become liquid crystal regions and the liquid crystal molecules therein are aligned 

to in a radial manner. 

The technique of Example 3 can be applied to the case where two or more liquid crystal regions are formed 
in one pixel. Figure 17 shows this application. In Figure 17, the reference mark b denotes a pixel or a masking 
portion of a photomask, c an open portion of the photomask, d a liquid crystal region, and e liquid crystal mol- 
ecules. 

is In Example 3. each item described in Example 2, such as the Light regulating means such as a photomask. 

Irradiation of light, etc. can be applied in the same way. 

Example 4 

20 In addition to the structure of Example 3, Example 4 is the case where a plurality of liquid crystal molecules 

J in a liquid crystal region d are aligned in a helical manner around a helical axis k which is nearly vertical with 
respect to a surface of a substrate as shown in Figure 28A. In this case, a liquid crystal material in which chol- 
estatic liquid crystal, a chirel agent, or the like added to the nematlc liquid crystal is used. Examples of the 
chiral agent include S-811, R-811, and CE12. 

25 For example, when nematlc liquid crystal (in particular, liquid crystal having a helical pitch) is used, the 
characteristics thereof are changed depending upon Its helical pitch. 

(1) In the case of a helical pitch of more than 100 jim, the observation by a polarizing microscope reveals 
that as shown in Figures 29A and 29B, liquid crystal molecules are aligned In a liquid crystal region d in 
parallel with the substrate and orientation planes of the liquid crystal are hardly twisted. Namely, the liquid 

30 crystal molecules are In a nearly homogeneous orientation. In this case, when the ceil is sandwiched by 
polarizing plates so that each polarizing direction crosses the other at right angles (crossed NioolsX light 
is transmitted through the cell only influenced by the effects of birefringence of the liquid crystal. Thus, 
the amount of light transmitted therethrough is small. Moreover, the difference of refractive index at an 
interlace between the polymer wail and the liquid crystal region d becomes large under no applied voltage. 

35 Therefore, when seen at a position with an angle from a vertical direction with respect to the cell, the in- 
terface between the polymer wall and the liquid crystal region d is revealed, resulting in a rough display. 

(2) In the case of a helical pitch of 15 pm to 100 jim, the observation by a polarizing microscope reveals 
that as shown in Figures 28A, 28B, and 2SC, liquid crystal molecules are aligned in parallel wit h the sub- 
strate, twisted with each other, and have an orientation state in which the liquid crystal molecules on the 

40 upper and lower substrates are twisted (nearly in a TN orientation). In this case, light incident upon the 
cell is optically rotated by the twisted molecules, so that the incident light passes through the polarizing 
plates under crossed Nicola. Thus, the amount of light passed through the cell is increased. Moreover, 
the liquid crystal molecules at the interfaces between the liquid crystal regions and the polymer walls are 
aligned in parallel with the substrate, but randomly aligned within each interface. Therefore, when seen 

45 at a position with an angle from the vertical direction with respect to the cell, the interfaces between the 

liquid crystal regions and the polymer walls are hardly revealed, resulting in an improved display quality 
without roughness. 

(3) In the case of a helical pitch of less than 15 (im, the observation by a polarizing microscope reveals 
that as shown in Figures 30A and 30B. minute stripe patterns are generated in liquid crystal regions since 

so a helical axis of the liquid crystal molecules is tilted from a vertical plane with respect to the ceil. In an 
orientation state in which the helical axis lies down, only part of the liquid crystal molecules stands in the 
vertical direction of the cell, decreasing light transmittance. 

As described above, in Example 4. the helical pitch is preferably in the range of 15 \xm to 100 |im. More 
preferably, in view of light transmittance and roughness of a display, the helical pitch is in the range of 25 ym 
ss to 75 |im. 

Applications 13, 14, 15 and 16 

Two transparent electrode substrates with WO were attached to each other so as to have a cell t hickness 
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of 5.5 jim. A mixture containing 0.1 g of R-664, 0.05 g of styrene, 0.85 g of feobornyl methacryiate, 4 g of a 
liquid crystal material (ZLI-4792), and 0.02 g of a photopolymerization initiator (Irgacure 651) was Injected into 
the cell thus obtained. In the liquid crystal material, 0.3% by weight of S-811 (Application 1 3). 0.6% by weight 

6 of S-811 (Application 14), 0.9% by weight of S-811 (Application 15), and 1.2% by weight of S-811 (Application 
16) were added as a chiral agent respectively. The mixture was heated to 40°C so as to obtain a homogene- 
ously mixed state. Then, a photomask having square masking portions each side of which is 200 jtm. the mask- 
ing portions being provided in a matrix with an interval of 50 jim from each other, was placed on the cell. The 
cell was irradiated with UV-rays through the photomask by using a high-pressure mercury lamp at an Qluml- 

10 nance of 14 mW/cm 2 under the condition that a cycle including one second irradiation and 29 seconds non- 
irradiation was repeated 20 times and then continuously irradiated for 5 minutes. Moreover, the cell was irra- 
diated for 5 minutes without the photomask. Polarizing plates were attached to the upper and lower sides of 
the resulting ceil so that each polarizing direction crossed the other at right angles. 

is Comparative Examples 13 and 14 

As comparative examples with respect to Applications 13, 14, 15 and 16, liquid crystal display devices were 
manufactured as follows: 

Ceils were formed In the same way as In Applications 13, 14, 15 and 16. Then, a mixture containing 4 g 
20 of a liquid crystal material (ZLI-4792), and 0.02 g of a photopolymerization Initiator (Irgacure 651) was Injected 
into each cell. In the liquid crystal material, 0% by weight of S-811 (Comparative Example 13) and 1.5% by 
weight of S-811 (Comparative Example 14) were added as a chiral agent, respectively. 

Table 0 shows electro-optic characteristics of the liquid crystal display devices of Applications 13, 14, 15 
and 16; and Comparative Examples 13 and 14. A drive voltage (V th ) represents a voltage when light transmit- 
25 tance is changed by 10%; and T 0 represents light transmlttance under no applied voltage, (where light trans- 
mlttance obtained when two polarizing plates are attached so that each polarizing plate is aligned is taken as 
100%). A helical pitch of the liquid crystal material was measured by using a wedge-shaped cell. 
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As is understood from Table 9. when the helical pitch of the liquid crystal material is in the range of 1 5 pm 
to 100 nm. a bright display with improved light transmlttance is made possible. The helical pitch is more pre- 
ferably in the range of 25 |im to 75 jim. Furthermore, there Is a tendency that the addition of a chiral agent 
decreases the drive voltage. 



Examples 

Example 5 is the case where light transmlttance and contrast can be improved in a liquid crystal display 
device in which liquid crystal domains are aligned in a radial manner or in a random manner. Hereinafter, Ex- 
ample 5 win be described by way of illustrating applications. 
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Applications 17, 18, 19 and 20 

Two glass substrates with a thickness of 1.1 mm having (TO (a mixture of indium oxide and tin oxide with 
5 a thickness of 500 Angstroms) were used. Spacers with a diameter of 6 urn were dispersed on one substrate, 
and the other substrate was placed thereon so as to keep a gap therebetween. Then, a photomask as shown 
in Figure 31 was placed on the ceil thus obtained so that the pixels were covered with masking portions of 
the photomask. Moreover, In the cell, a homogeneous mixture containing 0.1 g of acrylate with two functional 
groups, i.e., a photopolymertzable compound (R-884, manufactured by Nippon Kayaku K.K.), 0.05 g of styrene, 
10 0.85 g of isobornyi methacrylate, fluorine and/or chlorine type liquid crystal material shown in Table 10 (in which 
0.5% of S-811 was added as a chire) agent), and 0.0025 g of a photopolymerization initiator (Irgacure 651) was 
injected. 



Table 10 



Liquid crystal materials used in Application 1 7 to 20 
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1.02 
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25 Next, the ceil was irradiated with UV-rays through the photomask by using a high-pressure mercury lamp 
(which can provide paralel rays) at an illuminance of 10 mW/cm 2 under the condition that a cycle Including 
one second irradiation and 30 seconds non-irradiation was repeated 20 times and then continuously irradiated 
for 10 minutes. Moreover, the ceil was irradiated for 10 minutes without the photomask. Polarizing plates were 
attached to the upper and lower sides of the resulting cefl so that each polarizing direction crossed the other 

30 at right angles. Thus, a liquid crystal display device in which liquid crystal regions were partitioned by polymer 
wails. 

Table 11 shows light transmittance T 0 which is an electro-optic characteristic of the cell thus formed under 
no applied voltage, where light transmittance obtained when the two polarizing plates are positioned so that 
each polarizing direction is aligned Is taken as 100%. 
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Viewing angle characteristics of t he liquid crystal display devices of AppJ ications 1 7 to 20 were satisfactory 
without inversion phenomenon. 

45 Applications 21 and 22 



The same material for a substrate as that of Application 17 was used, and each cell was formed so as to 
have a cell thickness of 7J2 pm (Application 21) and 9.1 urn (Application 22) by changing the spacers to be 
provided in each cell. 

50 The same mixture as that of Application 17 was injected Into the respective cells, and the cells were irra- 

diated with UV-rays through a photomask in the same way as in Application 17. The ceils were observed by 
a polarizing microscope, which revealed the following: 

In Applications 21 and 22, liquid crystal regions each having almost the same shape as that of a masking 
portion of the photomask were formed. 

55 

Comparative Examples 15 and 16 

Cells were formed in the same way as in Applications 21 and 22, except that the thickness thereof is 
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changed. In Comparative Example 15, the cell thickness was 3.5 urn, and In Comparative Example 16, the 
cell thickness was 1 2.0 um. 

Table 12 shows the electro-optic characteristics of the liquid crystal display devices manufactured as de- 
6 scribed above. 



Table 12 
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As is understood from Table 12, the viewing angle characteristics of the liquid crystal display devices of 
Applications 21 and 22 were satisfactory without inversion phenomenon. Moreover, as is understood from Ta- 
bles 10 to 12, display characteristics of the liquid crystal display devices, particularly, light transmittance T 0 
under no applied voltage are Realty influenced by a product of An of the liquid crystal material and the thick- 
ness d of the liquid crystal layer (An-d). In the case of the product An*d of 0.4 to 1 .1 um, higher light transmit- 
tance is obtained. In Comparative Example 15, since the ceil thickness was too small, the liquid crystal material 
and the light-curable material do not sufficiently move: as a result, polymer walls were also formed in weak 
light-irradiated regions. Thus, light transmittance Is low under no applied voltage. Moreover, the cell thickness 
influences the product A n*d. When the ceil thickness was 3 urn or less, the liquid crystal material and the 
light-curable material do not sufficiently move; as a result a great number of liquid crystal regions are formed 
in the weak light-irradiated regions, decreasing contrast When the ceil thickness is 10 or more, part of the 
polymer walls is not sufficiently in contact with the upper and lower substrates, decreasing the controllability 
of the size of liquid crystal regions. Thus, it is preferred that the product A n-d is in the range of 0.4 to 1 .1 pm, 
and the ceil thickness is in the range of 3 to 1 0 urn. 



Example 6 

In the present example, a photomask preferred for manufacturtig a liquid crystal display device In which 
liquid crystal domains are aligned in a radial manner or In a random manner. 

A ceil was formed in the same way as in Application 17. Then, the same mixture as that of Application 17 
was injected into the cel. A photomask shown in Figure 32 was placed on the cell and irradiated with UV-rays 
in the same way as In Application 17. The observation of the cell thus obtained by a polarizing microscope 
revealed that liquid crystal regions as shown In Figure 33 were formed. Each liquid crystal region d had a struc- 
ture In which an inside liquid crystal region d1 and an outside liquid crystal region d2 were separated by a poly- 
mer region, and a polymer island I was formed in the vicinity of the center of the inside liquid crystal region 
d1. 

Figures 34A. 346, and 34C show viewing angle characteristic curves of the liquid crystal display device 
obtained In the present example. Figures 34A and 34B show the relationships between the light transmittance 
and the applied voltage of the liquid crystal display device in which a ceil was sandwiched by polarizing plates 
so that each polarizing direction crossed the other at right angles. As shown in Figure 34D, in Figure 34A, the 
viewing angle characteristic was measured In a direction a (Le., in a vertical direction with respect to the cell); 
in Figure 346, the viewing angle characteristic was measured in a direction b (i.e., in a direction with an angle 
of 40° from the vertical direction with respect to the cell); and in Figure 34C, the viewing angle characteristic 
was measured in a direction c (I.e., in a direction with an angle of 90° from the direction b and with an angle 
of 40° from the direction a). As is understood from those figures, even though the viewing angle is changed, 
the light transmttance and theappl led voltage characteristic curves are hardly changed , showing that the view- 
Ing characteristic of the I IqukJ crystal display device of the present example is excellent In particular, it is hardly 
seen that the light transmittance Is Increased under an applied saturation voltage. 

As in the present example, when a photomask, in which each masking portion has an opening whose shape 
is the same as that of a periphery of the masking portion, Is used, small liquid crystal domains are formed in 
a radial manner between the periphery and the opening, thereby greatly Improving the viewing angle charac- 
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terlstlc. The shape of the periphery and the opening Is not necessarily identical. For example, a circular open- 
ing, a hexagonal opening, a square opening, etc with respect to a rectangular periphery can provide the same 
advantages. In the case where the hexagonal shape is used as in the present example, a flat surface can erv 
6 tirely be covered, and the liquid crystal domains can readily be formed in a nearly circular liquid crystal region. 

Example 7 

Example 7 is the case where viewing angle dependency is further improved in a rton light scattering type 

10 liquid crystal display device. 

In a non light scattering type liquid crystal display device, a viewing angle characteristic in a half tone Is 
much improved, compared with a conventional liquid crystal display device. However, liquid crystal molecules 
tilt with respect to a vertical direction of a eel, so that a refractive index of the vertical direction of the cell and 
that of a diagonal direction of the cell are slightly changed. Due to this phenomenon, apparent contrast is also 

15 slightly changed. In order to correct this phenomenon, a disk-shaped refractive index anisotropic film 62 having 
anisotropy of refractive Index can be formed between a polarizing plate (not shown) and a substrate 61, as 
shown In Figure 16. Because of this, the refractive Index in a vertical direction (m direction) and in a diagonal 
direction (n direction) become almost the same, thereby remarkably decreasing viewing angle dependency 
on contrast This is disclosed in Japanese Laid-Open Patent Publication No. 2-400795. This is a general met h- 

20 od for canceling birefringence. 

The refractive index film 62 Is formed of a blaxtarily oriented flm such as polyvinyl alcohol (PVA), in which 
there is no anisotropy of refractive Index In a flm surface and the refractive index In a surface direction of the 
flm Is made larger than that in a vertical direction thereof. 

25 Example S 

Example 6 is the case where a masking property Is Improved In a non light scattering type liquid crystal 
display device by placing a light-intercepting mask such as a black mask on a polymer waD. 

Figure 19 is a cross-sectional view showing a liquid crystal display device according to the present exam- 
30 pie. This liquid crystal display device includes two transparent substrates 30 and 35 facing each other, polymer 
walls 37 provided so as to reach inner surfaces (strictly speaking, orientation films 34a and 34b) of the sub- 
strates 30 and 35, liquid crystal regions 38 partitioned by the polymer walls 37, polarizing plates 30a and 36b 
respectively provided on the outer surface of the substrates 30 and 35, and a backlight 40 provided outside 
of one (lower) substrate 30. 

35 The substrate 30 has pixel electrodes 31 formed on the side of the liquid crystal regions 38. Moreover, on 

the substrate 30 having the pixel electrodes 31, a flat film 32 for flattening, a light-intercepting mask 33, and 
the orientation film 34a are formed in this order. The light-intercepting mask 33 is provided so that its masking 
portions cover 50% or more of each contact area where the polymer walls 37 are in contact with the inner sur- 
face of the substrate 30. The substrate 35 has counter electrodes 36 on the side of the liquid crystal regions 

40 38 so that the counter electrodes 36 face and cross the pixel electrodes 31 , and the orientation film 34b formed 
so as to cover the counter electrode 36. 

When the masking portions of the light-intercepting mask 33 covers 100% or more of the contact area of 
the polymer walls 37, pixels correspond to portions which are not covered with the light-intercepting mask 33. 
In contrast, when the masking portions of the light-intercepting mask 33 covers less than 1 00% of the contact 

45 area of the polymer walls 37, pixels correspond to the area where the pixel electrodes 31 overlap the counter 
electrodes 36. 

A liquid crystal display device with the above-mentioned structure is manufactured as follows: 

First, the substrate 30 on which the pixel electrodes 31, the scanning lines, the signal lines, the flat film 
32, the light-intercepting mask 33 and the orientation flm 34a are formed, and the substrate 35 on which the 
&> counter electrode 36 and the orientation film 34b are obtained. 

The orientation fBms 34a and 34b are subjected to a rubbing treatment Then, the substrates 30 and 35 
are disposed so as to face each other, and a previously prepared mixture at least containing a light-curable 
material and a liquid crystal material is injected between the substrates 30 and 35. Then, a photomask having 
masking portions is placed outside of the substrate 35. Each masking portion has a size smaller than that of 
55 each pixel, and the masking portions are formed in a matrix, the other portions of the photomask being light 
transmission portions. The position and size of the light transmission portions of the photomask are previously 
determined so that the masking portions of the light-intercepting mask 33 covers 50% or more of each area 
of the polymer walls 37 reaching the Inner surface of the substrate 30. 

As described above, it is preferred that the masking portions of the light-intercepting mask 33 cover 50% 
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or more of each area of the polymer walls 37 reaching the inner surface of the substrate 30. However, If 300% 
or more area is covered, the peripheral areas of the pixel electrodes 31 covered with the masking portions 
Increase, resulting in a decrease In brightness. Thus, the percentage of each area of the polymer walls to be 
covered should be In the range of 60% to 300%. The range of 80% to 150% is more preferred. The use of the 
light-Intercepting made 33 has the following advantage: 

Even though one liquid crystal region is provided over two pixels or one liquid crystal region is formed 
between the adjacent pixels, the light-intercepting mask 33 Intercepts light between the adjacent pixels. Thus, 
light can be prevented from being transmitted between the adjacent pixels, thereby avoiding the decrease in 
contrast. 

In the present example, the light-intercepting mask 33 is pos Honed on the side of the backlight 40 with 
respect to the liquid crystal regions 38. Alternatively, the light-intercepting mask can be positioned on the op- 
posite side of the backlight 40 with respect to the liquid crystal regions 38. In the case where the light- 
intercepting mask 33 is positioned on the side of the backlight 40 with respect to the liquid crystal region 38, 
light can be intercepted before being scattered by the polymer walls 37. Thus, the light- intercepting property 
can be Improved. In addition, the light-Intercepting mask 33 Is preferably provided close to the portions of the 
polymer walls 37 reaching the inner surface of the substrate 30 as much as possible. 

Any material can be used for the light-intercepting mask 33 as long as visible light can be intercepted by 
50% or more. Examples of the material include metal such as aluminum, tantalum, and molybdenum; or organic 
materials such as colored paints. The material is used as a thin film. 

Hereinafter, Example 8 wil be described by way of illustrating applications. 

Application 23 

First, electrode lines formed of ITO with a thickness of 500 Angstroms were respectively formed on PET 
fims with a thickness of 0.25 mm. In both of the substrates, the width of each electrode line was 200 pm; the 
distance between the electrodes lines was 50 |im; and the respective number of the electrode lines was 20. 

Next, polyimide (SE1 50, manufactured by Nissan Chemical Industries Ltd.) was coated onto the substrates 
by a spin coating method, whereby orientation films were formed. These orientation fBms were subjected to 
a rubbing treatment by using a nylon doth. In this way, two substrates were formed. 

Then, spacers with a diameter of 6 pm were dispersed on one substrate, and the other substrate was 
placed thereon so as to keep a gap therebetween, whereby a eel was formed. At this time, the electrode lines 
formed on the respective PET films crossed each other at right angles. 

A photomask 41 made of AJ as shown in Figure 20 was placed on the cell thus obtained. The photomask 
41 had square (for example) masking portions 41a, each side of which was 200 pm. The distance between 
the respective centers of the adjacent square masking portions 41a was 250 jim. and each width of light trans- 
mission portions 41b between the adjacent square masking portions 41a was 50 |im. Then, a homogeneous 
mixture containing 0.1 g of trimethylol propane trimethacrylate, 0.9 g of 2-ethylhexyl acryfate, 4 g of a mixture 
in which 0.3 g of cholesteric nanonate (ON) was added to liquid crystal material (ZU-3700-000, manufactured 
by Merck & Co., Inc.). and 0.03 g of a photopolymerization initiator (Irgacure 1 84, manufactured by CIBA-GEIGY 
Corporation) was injected into the cell. 

The cell was irradiated with UV-rays by using a high-pressure mercury lamp which can provide parallel 
rays at an illuminance of 10 mW/cm 2 for two minutes. 

Finally, polarizing plates were attached to the resulting cell so that the respective polarizing directions were 
aligned with the orientation directions of the corresponding orientation films, whereby a polymer dispersed TN 
liquid crystal display device was obtained. 

Application 24 

Another cell was formed as follows: 

First, a cell was formed in the same way as in Application 23 except for the step of attaching the polarizing 
plates. Then, a light-intercepting mask 42 as shown in Figure 21 was attached to the cell. The light-intercepting 
mask 42 made of molybdenum had masking portions 42a (which just correspond to the light transmission po- 
tions of t he photomask 41 in App) ication 23). The lig ht-intercepting mask 42 was attached to the substrate which 
was to be on the side of a backlight so that the masking portions 42a overlapped the light transmission portions 
of the photomask 41. 

Finally, polarizing plates were attached to the resulting ceD so that the respective polarizing directions were 
aligned with the orientation directions of the corresponding orientation films, whereby a polymer dispersed TN 
liquid crystal display device was manufactured. 
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Comparative Example 17 

As a comparative example with respect to Applications 23 and 24, a cell was formed In the same way as 
5 in Application 23 by using glass with ITO (flint glass with UO having a thickness of 500 Angstroms, manufac- 
tured by Nippon Sheet Glass Co., Ltd.) instead of the substrate used in Application 23. Moreover, only t he same 
liquid crystal as that of Application 23 was injected into the cell. Then, polarizing plates were attached to the 
cell so that the respective polarizing directions were aligned with the orientation directions of the corresponding 
orientation films, whereby a conventional TN liquid crystal display device was manufactured. 

10 

Comparative Example 18 

As a comparative example with respect to Applications 23 and 24, a TN type cell was formed in the same 
way as in Application 23. Moreover, the same mixture as that of Application 23 was injected into the cell. Then, 
15 the cell was irradiated wit h UV-rays in the same way as Application 23, except that a photomask was not used, 
whereby a polymer dispersed liquid crystal display device was manufactured. 

Table 1 3 shows contrast characteristics of the liquid crystal display devices of Applications 23 and 24 to- 
gether with those of Comparative Examples 17 and 1& 
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As is understood from Table 1 3, the liquid crystal display device of Application 23 has an electro-optic char- 
acteristic comparable to that of Comparative Example 17. In particular, the liquid crystal display device of Ap- 
plication 24 exhibits almost the same contrast as that of Comparative Example 17. Much more satisfactory 
contrast can be obtained in Applications 23 and 24, compared with that of Comparative Example 18. 

Thus, according to the method of Example 8, a film-shaped substrate can be used, and higher contrast 
can be obtained, compared with the conventional polymer dispersed liquid crystal display device, because of 
little light scattering in the pixels. 

The liquid crystal display devices of Applications 23 and 24 ware cut and one substrate was peeled off 
from the other substrate in liquid nitrogen. Then, the liquid crystal material was washed away with acetone. 
After that, a horizontal cross-section of the polymer walls was observed by the SEM, revealing that the liquid 
crystal regions with the same regularity as that of the masking portions of the photomask (i.e., the same reg- 
ularity as that of the pixels) were uniformly formed, each liquid crystal region having almost the same size. 

In Example 8, each item described in Example 2, such as the Light regulating means such as a photomask, 
Irradiation of light, etc. can be applied in the same way. 



Example 9 

Example 9 is the case where a p hotopotymeriza b le compound material and liquid crystal are clearly sepa- 
rated (phase separation) by curing the material in a non light scattering type liquid crystal display device. 

In this type of liquid crystal display device, at least one substrate has an orientation fflm containing a thin 
flm material and a photo polymerization initiator, and the substrate with the orientation film is subjected to a 
rubbing treatment in one direction. 

A method for manufacturing this liquid crystal display device will be described as follows: 

First, two substrates having the above-mentioned orientation films are disposed so that the respective ori- 
entation films face each other, whereby a ceil Is formed. Then, a mixture containing a liquid crystal material 
and a photopotymeiizable material is Injected between the substrates. When the cell thus formed is irradiated 
with light, the porymertzable material starts being polymerized due to the photopolymerfzation Initiator con- 
tained In the orientation films. As a result, polymer walls are formed In desired positions. 

Hereinafter, materials and the like applicable to the present example will be described. 
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(A thin fflm material for an orientation fBm) 

In general, polymer materials, inorganic materials, and the like can be used. Organic materials such as 
5 poJylrrdde, thermoplastic resins, and condensation type polymers are preferred. Examples of the poJyimide in- 
clude JALS-203 and JALS-204. (both manufactured by Nippon Chemical Industries Ltd.), and SE150 (manu- 
factured by Japan Synthetic Rubber Co., Ltd.) etc Examples of the thermoplastic resins include polystyrene, 
PMMA, polypheny! en© oxide (PPO), polycarbonate, eta Examples of the condensation type polymers include 
poJyimide, novolac resins, etc. 

10 

(A photopoiymerizatlon initiator) 

A general photopoiymerizatlon initiator can be used. Examples of the photopoiymerizatlon initiator include 
Irgacure 184, Irgacure 661, Irgacure 007, Darocure 1173, Darocure 1116, and Darocure 2959, etc. The photo- 
15 polymerization initiator can be added in the range of 1 to 50% by weight based on the total weight of the above- 
mentioned thin film material. 

The thin film material and the photopoiymerizatlon initiator are dissolved in a solvent (which allows the 
thin fflm material and the photopoiymerizatlon Initiator to be dissolved) to obtain a dilute solution. The solution 
thus obtained Is coated onto the substrate by a spin coating method, a printing method, etc, whereby an ori- 
20 entation film is formed. 

Hereinafter, Example 9 wfil be described by way of illustrating applications. 

Application 25 

25 Figure 35 Is a schematic cross-sectional view of a polymer dispersed liquid crystal display device of the 

present example. Figure 36 Is a cross-sectional view showing one step of a method for manufacturing the poly- 
mer dispersed liquid crystal display device. As shown in Figure 35, a pair of substrates 71 and 72 face each 
other so as to have liquid crystal regions 78 supported by polymer walls 77. Electrode lines 73 are provided 
on an inner side of the substrate 71, and an orientation film 75 is formed so as to cover the electrode lines 73. 

30 Electrode lines 74 are provided on an inner side of the substrate 72, and an orientation fBm 76 is formed so 
as to cover the electrode lines 74. 

The liquid crystal display device with the above-mentioned structure was manufactured as follows: 
As shown in Figure 36. the electrode lines 73 and 74 formed of fTO (a mixture of indium oxide and tin oxide) 
were formed on the substrates 71 and 72, respectively. The thickness of the respective substrates 71 and 72 

35 was 1 .1 mm. Each thickness and width of the electrode lines 73 and 74 was 500 Angstroms and 200 |im. Twenty 
electrode lines 73 and 74 were respectively formed with a distance of 50 ^m between adjacent lines. Glass 
with ITO (flint glass with ITO having a thickness of 500 Angstroms, manufactured by Nippon Sheet Glass Co., 
Ltd.) can be used for the substrates 71 and 72. 

Then, the orientation films 75 and 76 were coated so as to cover the electrode lines 73 and 74, respectively 

40 by a spin coating method. The orientation fims 75 and 76 were subjected to a rubbing treatment in one direction 
by using a nylon doth. The orientation films 75 and 76 were formed of poJyimide (SE150. manufactured by 
Nissan Chemical Industries Ltd.) to which 5% by weight of a pbotopolymerization initiator (Irgacure 184) was 
added. The substrates 71 and 72 thus obtained were attached so that the electrode lines 73 and 74 faced and 
crossed each other. Then, spacers with a diameter of 6 \im were dispersed on one of the substrates 71 and 

45 72, and the other substrate was placed thereon, whereby a cell was formed. 

Next, a photomask 79 was placed outside of the substrate 72 so that pixel portions were masked. More- 
over, a homogeneous mixture 60 containing a photopolymerizable material and a liquid crystal material was 
injected into the cell. The photopolymerizable material contained 0.1 g of trfmethylol propane trimethacrylate, 
0.4 g of 2-ethyihexyi acrylate, and 0.5 g of isobornyi acrylate; and the liquid crystal material contained 4 g of 

so a mixture in which 0.3% of cholesteric nanonate (CN) was added to ZU -3700-000 (manufactured by Merck & 
Co., Inc.). The cell thus obtained was irradiated with UV-rays at an illuminance of 1 0 mW/cm 2 for 1 0 minutes 
by using a high-pressure mercury lamp which can provide parallel rays, whereby the photopolymerizable ma- 
terial was cured. 

One substrate was peeled off from the other substrate In liquid nitrogen, and the liquid crystal material 
55 was washed away with acetone. After that, a horizontal cross-section of the polymer walls was observed by 
the SEM, revealing that liquid crystal regions 78 with the same regularity as that of the photomask 79 (I.e., 
the same regularity as that of the pixels) were uniformly formed, each liquid crystal region 76 having almost 
the same size. Here, it is noted that 20 polymer walls which had the most excellent regularity were selected 
for observation from samples, since some of the samples were damaged during the formation thereof. 
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Finally, two polarizing plates were attached to the cell so that each polarizing direction was aligned with 
the orientation direction of the cell, whereby a liquid crystal display device of the present example was man- 
ufactured. 

5 

Comparative Example 1 9 

As a comparative example with respect to Application 25, a liquid crystal display device was manufactured 
ae follows: 

10 In Comparative Example 19, glass with ITO (flint glass with ITO having a thickness of 500 Angstroms, man- 

ufactured by Nippon Sheet Glass Co., Ltd.) was used instead of the substrates 71 and 72 of application 25, 
and only a liquid crystal material (ZU-3700-000) was used. 

Comparative Example 20 

is 

As a comparative example with respect to Application 25, and a liquid crystal display device was manu- 
factured in the same way as in Application 25 except that a photomask was not used. 

Table 14 shows the results obtained by measuring the contrast of the liquid crystal display devices of Ap- 
plication 25 and Comparative Examples 19 and 20. Contrast is measured by using a P hotel LC 5000 system, 
2a and is taken as a ratio of light transmf ttance T 0 under no applied voltage with respect to light tra remittance 
under the condition that a saturation voltage is applied: (T 0 /T BOl )- 
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As is understood from Table 14, the liquid crystal display device manufactured by us big a photomask has 
high contrast The use of the photomask enables the formation of the polymer wails with the same regularity 
as that of the pixels and greatly decreases the interfaces between the polymer walls and the liquid crystal 
regions, sufficiently reducing light scattering between the polymer walls and the liquid crystal regions. 

In Example 9, each item described in Example 2, such as Light regulating means such as a photomask, 
Irradiation of light, etc. can be applied In the same way. 



Example 10 

Example 10 Is the case where a phase separation is clearly conducted between a polymer and liquid crys- 
tal by curing a photopolyrnerfzable compound in a non light scattering type polymer dispersed liquid crystal 
display device. 

Figure 37 shows a cross-sectional view illustrating a method for manufacturing a polymer dispersed liquid 
crystal display device of the present example. Figure 38 shows a schematic cross-sectional view of the polymer 
dispersed liquid crystal display device of the present example. As shown in Figure 37, substrates 81 and 82 
face each other with liquid crystal regions 88 sandwiched therebetween. The liquid crystal regions 88 are par- 
titioned by polymer walls 87. Trie substrate 81 has electrode lines 83 on the side of the liquid crystal regions 
88, and an orientation film 85 is formed so as to cover the electrode lines 83. On the orientation film 85 other 
than pixels 92, a thin film pattern 89 containing a polymerization initiator are formed. Electrode lines 84 are 
provided on an inner side of the substrate 82, and an orientation film 86 is formed so as to cover the electrode 
lines 84. On the orientation film 86 other than the pixels 92, a thin film pattern 90 containing a polymerization 
in Wator is formed. 

A method for manufacturing the liquid crystal display device with the above-mentioned structure is as fol- 
lows: 

First, the thin film patterns 89 and 90 containing a polymerization Initiator are respectively formed on por- 
tions of the substrates 81 and 82 In which the polymer walls 87 are to be formed. Then, the substrates 81 and 
82 are attached to each other, and a mixture containing a liquid crystal material and photo polymertzaWe or 
heat-polymertzable compound material Is Injected between the substrates 81 and 82 whereby a cell is formed. 
Next, the mixture is Irradiated with UV-rays or healed. As a result, the polymerizable compound starts being 
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cured due to the polymerization initiator contained in the thin film patterns 89 and 90, and the polymer walls 
87 starts being formed In contact with the thin film patterns 89 and 90. Thus, the liquid crystal regions 88 which 
are subjected to orientation treatment are formed in one pixel or an adjacent plurality of pixels. 

The thin flm pattern is prepared by adding a polymerization Initiator to a supporter and then dissolving 
the mixture in a solvent, thereby obtaining a d flute solution. The thin film pattern is formed at least one substrate 
so as to cover the electrode lines formed on the substrate. Preferably, the same thin fiim patters are formed 
on both substrates. 

Hereinafter, materials and a met hod for manufacturing applicable to the present example wfll be described. 
(A thin flm pattern) 

It is preferred that a thin film pattern does not cover 60% or more of each area of the pixels. When the 
thin flm pattern covers 60% or more of each area of the pixels, polymer walls formed in the pixel portions 
which are covered with the thin film pattern cause light scattering, decreasing contrast 

The shape of a portion on which the thin fflm pattern is not formed (i.e., the shape of a portion in which 
a liquid crystal region is formed) is not particularly limited. Pre fe rred shapes include a circle, a square, a tra- 
pezoid, a hexagon, a rectangle, a diamond shape, a letter shape, a shape surrounded by a curved Nne(s) and/or 
a straight line(s) v a configuration obtained by cutting a part of these shapes, a configuration obtained by the 
combination of the different shapes, a configuration obtained by the combination of the same shapes, and the 
lice. When the present invention is put into practical use. one or more of these shapes is selected. In order to 
improve productivity of the liquid crystal region, it is preferred to limit the configuration to one shape with the 
same size. 

Moreover, as shown in Figure 39, as in the present example, it is preferred to form the thin film pattern 
on the entire portions other than pixels. Because this structure decreases the intensity of light scattering in 
the pixels and improves the contrast of the liquid crystal display device. Alternatively, the thin f Bm pattern can 
be formed on a part of the portions other than pixels. For example, as shown in Figure 40, the thin flm pattern 
is formed in a line shape eras shown in Figure 41, the above-mentioned shapes are combined as one pixel. 

(A method for forming a thin fiim pattern) 

An example of the method for forming a thin film pattern includes a printing method or lithography used 
in the semiconductor industry. 

In the printing method, a material obtained by adding a polymerization initiator to a supporter and dissolving 
the mixture In a solvent is formed into a thin f im pattern by a seal printing, a screen printing, an offset printing, 
etc As the supporter, a polymer material can be used. Examples of the polymer material include methyl poly- 
methacrylate (PMMA), polyvinyl alcohol, nitrocellulose, polycarbonate, vinyl acetate, pdyimide, etc. The sol* 
vent depends upon the material of the supporter to be used. The examples of the solvent include toluene, me- 
thyl ethyl ketone (MEK), 7-butyrolactone, eta The mixture of the supporter and the polymerization initiator is 
dissolved in the solvent to obtain a solution containing the mixture in an amount of 0.1 to 50% by weight 

In the photolithography, a polymerization initiator is added to a positive resist material, and the mixture is 
coated onto at least one of the two substrates. Then, a photomask is placed on the substrate, on which the 
mixture is coated, sothatathinfQm pattern is formed on a desired place, and under this condition, t he substrate 
is exposed to light After that a resist material on a light-exposed portion is removed. An example of the positive 
resist material includes AZ1350 (manufactured by Shipley Corporation). 

(A polymerization initiator) 

As a polymerization initiator, a photo polymerization initiator and a thermal polymerization initiator can be 
used. Examples of the photo polymerization initiator include Irgacure 184, Irgacure 651 , 1 rg a cure 907, Darooure 
1173, Darocure 1116, and Darocure 2959. Examples of the thermal polymerization initiator include peroxides 
such as BPO and t- butyl peroxide; radical generating agents such as azobisisobutyronitrQe (AIBN); and amine 
compounds such as ethyiamine. n-butylamlne, benzylamine, diethytenetriamine, tetramethylenepentamlne, 
diami nodi phenyl methane. 

(A thickness of a cell) 

When two substrates face each other, the thickness of a cell is varied depending upon a display mode. 
In t he case of photosetting, the thickness of t he cell is preferably larger than a dot diameter of t he photomask 
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to bo used. Due to this, liquid crystal regions are formed in a column-shaped honeycomb structure, decreasing 
the intensity of light scattering in pixels and improving the contrast of the liquid crystal display device. 

6 (A poiymertzable compound material) 

In addition to the materials described In "A polymerizable material" of Example Z a thermosetting monomer 
can be used as the poiymertzable compound material. Examples of the thermosetting monomer include bi- 
sphenol A type epoxy resins, bisphenol Adigtycidyl ether, bisphenol Fdiglycidyl ether, hexahydrobisphenoi A 
10 diglycidyl ether, propylene glycol diglycidyl ether, neopentyi glycol diglycidyl ether, diglycidylester phthalate, 
trigtycidyt isocyanate, tetragrycldylmethaxylenediamine, eta These monomers can be used alone or in com- 
binations of two or more kinds. As the tight-curable and thermosetting oligomers and polymers, for example, 
chlorinated and/or f luorinated polymers obtained from these monomers can be used. These monomers, oligo- 
mers, and polymers can be used In combination. 

is 

(A method for curing a polymerizable compound material) 

A poiymertzable compound material is cured by being irradiated with light or by being heated. 

In the case of the light Irradiation, it Is preferred that the UV-rays to be used are parallel rays. Here, when 

20 ferroelectric liquid crystal (FLC) is used, it is effective for improving shock resistance to provide small liquid 
crystal droplets as a buffer at the periphery of large liquid crystal regions with almost the same size as that 
of pixels. Thus, for the purpose of forming such snail liquid crystal droplets, the end portions of the photomask 
are made so that much more light can be transmitted toward outside of the photomask; the photomask is placed 
away from the substrate; and UV-rays with a relatively poor deyee of paraJlelization are used. It is preferred 

25 to select the polymerizable compound material and the liquid crystal material so that the diameter of each liquid 
crystal region becomes larger than a dot diameter of the photomask used during the UV-rays Irradiation step. 
However, even though the selected polymerizable compound material and liquid crystal material make the di- 
ameter of each liquid crystal region smaller than a dot diameter of the photomask, these selected materials 
can be used by decreasing the Intensity of UV-rays, conducting the reaction at low temperatures over a long 

30 period of time, and reducing the added amount of the polymerization initiator. 

Moreover, the shape of the photomask to be used is not particularly limited as long as it appropriately de- 
creases the intensity of UV-rays. It Is preferred that the photomask Is provided so that each masking portion 
thereof covers 30% or more of the size of each pixel and 50% or more of each portion of a thin film pattern is 
exposed to light When each masking portion of the photomask covers less than 30% of the size of each pixel, 

35 each liquid crystal region obtained has a size corresponding to less than 30% of the size of each pixel. As a 
result, the number of interfaces between the liquid crystal regions and the polymer walls are formed in pixels, 
increasing the degree of light scattering in the pixels and decreasing contrast Therefore, this case is not pre- 
ferred. When less than 50% of each portion of the thin film pattern is exposed to light the area occupied by 
the liquid crystal regions formed is reduced, resulting in the decrease in overall contrast Thus, this case is 

40 not preferred, either. 

In the case of thermosetting, when the reaction rate is low, polymer walls are formed in liquid crystal re- 
gions due to the formation of polymerized ends in the liquid crystal regions, decreasing contrast Thus, It is 
preferred to select a reaction system and reaction conditions which allow reaction to be completed within 10 
minutes. 

45 Hereinafter, Example 10 will be described by way of illustrating Applications. 

Application 26 

A liquid crystal display device wit h a structure shown in Figure 37 was manufactured by t he following met h- 

50 od: 

First as shown in Figure 37, the electrodes 83 and 84 formed of ITO (a mixture of indium oxide and tin 
oxide) were formed on the substrates 81 and 82. As the substrates 81 and 82. flint glass (manufactured by 
Nippon Sheet Glass Co., Ltd.) wit h a thickness of 1 .1 mm. a length of 30 mm. and a width of 30 mm was used. 
The electrode lines 83 and 84 had a thickness of 600 Angstroms and a width of 200 urn. The respective elec- 
55 trode lines 83 and 84 were formed with a distance between them of 50 urn. The respective number of the elec- 
trode lines 83 and 84 was 100. Then, poryimide (SE150, manufactured by Nissan Chemical Industries Ltd.) 
was respectively coated so as to cover the electrode lines 83 and 84 by a spin coating method. The pdylmlde 
was cured by heating to form orientation films 88 and 88. The orientation rims 85 and 88 were subjected to a 
rubbing treatment In one direction with a nylon cloth. 
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Next the thin flm patterns 89 and 90 were formed on the orientation films 85 and 88, respectively by the 
following method: 

First, a solution in which a p hotopolymerization initiator (trgacure 1 84) was added to a positive resist ma- 

6 tsrial (i.e.. a supporter) (AZ1350, manufactured by Shipley Corporation) in an amount of 5% by weight was coat- 
ed onto the orientation fims 85 and 88 by a spin coating method, thereby forming positive photoresists. Then, 
a photomask was placed on each photoresist so that its masking portions covered portions of the positive pho- 
toresist other than the portions to be pixels 92. Under this condition, UV-rays were irradiated to each photo- 
resist at an illuminance of 15 mW/cm 2 (measured at 365 nm) by using a high-pressure mercury lamp and de- 

io veioped with a developer. Then, photoresist portions exposed to light were removed to obtain the thin film pat- 
terns 89 and 90 as shown in Figure 38. Here, the portions of the photoresist patterns 89 and 90 other than 
the portions to be pixels 92 correspond to portions between the adjacent electrode lines 83 formed on the 
substrate 81 and portions between the adjacent electrode lines 84 formed on the substrate 82. 

Spacers with a d lameter of 6 nm were d ispersed on one of the substrates 81 and 82 and t he other substrate 

is was placed thereon so as to keep a gap therebetween, whereby a cell was formed. At this time, the electrode 
lines 83 and 84 faced and crossed each other. 

Next as shown in Figure 38, a photomask 91 was placed on the substrate 82 so that its masking portions 
covered the pixels 92. Moreover, a homogeneous mixture 93 containing a photopolymertzable compound ma- 
terial and a liquid crystal material was injected into the ceil. Then, the cell was irradiated with UV-rays at an 

20 illuminance of 1 0 mW/cm 2 for 5 minutes by using a high-pressure mercury lamp which can provide parallel rays, 
whereby the photopolymertzable compound material was cured. As the photopolymerizable compound mate- 
rial, a mixture containing 0.1 g of trtmethylol propane methacrylate, 0.4 g of 2-ethyihexyl acrylate, and 0.5 g 
of isobomyi acrylate was used. As the liquid crystal material, 4 g of a mixture in which 0.3% of choiesteric nano- 
nate was added to ZU -3 700-000 (manufactured by Merck & Co., Inc.) was used. As a result as shown In Figure 

28 37, in regions which were irradiated wit h the UV-rays, polymer walls 87 with high physical strength were formed 
in contact wit h the thin film patterns 89 and 90; and In regions which were covered wit h the masking portions 
of the photomask 91, the liquid crystal regions 88 subjected to orientation treatment were formed in contact 
with the orientation films 85 and 86. 

The ceil thus obtained was sandwiched by two polarizing plates so that the respective polarizing directions 

30 were aligned with the orientation directions of the corresponding orientation films, whereby a liquid crystal dis- 
play device of Application 26 was obtained. 

One substrate was peeled off from the other substrate in liquid nitrogen, and the liquid crystal material 
was washed away with acetone. After that, a horizontal cross-section of the polymer walls was observed by 
the SEM, revealing that liquid crystal regions with the same regularity as that of a pattern of the photomask 

35 91 (Le.. the same distribution as that of the pixels 92) were uniformly formed, each liquid crystal region having 
almost the same size. The polymer walls were likely to be damaged whBe forming samples, so that 20 polymer 
walls which had the most excellent regularity among the samples were selected for observation. 

Application 27 

40 

First, the electrode lines 83 and 84, and the orientation films 85 and 86 were formed on the substrates 81 
and 82 in the same way as in Application 26. Then, the rubbing treatment was conducted in the same way as 
in Application 26. 

Next, the same photopolymerization initiator as that of Application 26 was added in an amount of 5% by 
45 weight to a supporter (polystyrene), and the mixture was diluted with toluene to obtain 3% by weight of solution. 
Then, on portions of the orientation films 85 and 86 other than portions to be pixels 92, the toluene solution 
thus obtained was printed by seal printing to form thin film patterns 89 and 90, respectively with a thickness 
of 1 jim after being dried. The thin film patterns 89 and 90 had the same pattern. Then, a cell was formed in 
the same way as in Application 26. the photomask 91 was mounted, and the same mixture 93 as that of Ap- 
so plication 26 was injected into the cell. After that the cell was irradiated with UV-rays In the same way as in 
Application 28, whereby the photopolymerizable compound material was cured. The ceil was sandwiched by 
two polarizing plates In t he same way as in Application 26, whereby a liquid crystal display device of Application 
27 was obtained. 

55 Comparative Example 21 

A conventional TN liquid crystal display device (which is not a polymer dispersed type) was manufactured. 
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Comparative Example 22 

A liquid crystal display device was manufactured In the same way as in Application 26, except that the 
6 thin film patterns 89 and 90 were not formed. 

Table 15 shows the results obtained by measuring the contrast of the liquid crystal display devices of Ap- 
plications 28 and 27, and those of Comparative Examples 21 and 22. The contrast is taken as a ratio of trans- 
mittance of light passing though a liquid crystal display device under no voltage with respect to light transmit- 
lance under the condition that a voltage of 10 V Is applied to electrodes, i.e., (light transmittance under no ap- 
10 plied voitage)/(light transmittance under the condition of a voltage 1 0V applied}. 
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As Is understood from Table 15, the polymer dispersed liquid crystal display devices of Applications 26 
and 27 In which the thin film patterns 89 and 90 are formed have high contrast The liquid crystal display device 
of Comparative Example 21 which is not a polymer dispersed type also has high contrast However, when this 
device was raised, a roug h display was observed on the upper and lower parts, it is understood from this result 
that the formation of the thin film patterns 89 and 90 enables a clear separation between the liquid crystal 
regions and the polymer walls, greatly decreases interfaces between the liquid crystal regions and the polymer 
walls in the pixels 92, and sufficiently reduces the light scattering between the liquid crystal regions and the 
polymer walls. 

Items described in Example 2: Alight regulating means such as a photomask, Irradiation light, etc can be 
applied to Example 10. 

Example 11 



Example 11 is the case where the response speed is sufficiently improved and a high electrical holding 
ratio can be maintained. The present example wll be described by way of illustrating Applications. 

Application 28 

Figure 42 is a cross-sectional view showing a liquid crystal display device of Application 28. In the liquid 
crystal display device, a display medium is provided between two facing substrates 101 and 102. The display 
medium has a structure in which liquid crystal regions 108 are partitioned by polymer walls 107 formed in a 
matrix. A plurality of electrode lines 103 are provided in parallel on a base substrate 101a. Moreover, an ori- 
entation fim 105 is formed so as to cover t he electrode lines 103. On the substrate 102, a plurality of electrode 
lines 104 are provided in parallel on a substrate 102a. Moreover, an orientation film 106 is formed so as to 
cover the electrode lines 104. The electrode lines 104 are formed on the substrate 102 so as to cross the elec- 
trode lines 103 formed on the substrate 101 at right angles. 

Each crossed portion of the electrode lines 103 and 104 defines a pixel 110 as shown in Figure 43. It is 
not necessary that the electrode lines 103 and 104 cross each other at right angles, and they may Just cross 
each other. Furthermore, In the case where a display device is used In an active matrix system, e.g., a TFT 
is used as an active element formed on a pixel electrode on one substrate (generally, one TFT is provided for 
one pixel), one counter electrode can be used on the other substrate. 

The display medium containing polymer walls 107 and liquid crystal regions 108 Is obtained as follows: 

A liquid crystal material and a polymerizable compound material containing a liquid crystalline compound 
having at least one polymerizable functional group In Its molecule is mixed, and the mixture Is polymerized. 
Thus, the display medium is obtained by a phase separation Involved in this reaction. Each liquid crystal region 
108 has a structure In which a polymerizable liquid crystalline compound 109 Is present in the vicinity of the 
Interface between the liquid crystal region 108 and the polymer wail 107. 

Hereinafter, a met hod for manufacturing a liquid crystal display device with the above-mentioned structure 
will be described. 
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First, a liquid crystalline compound having a polymerizable functional group in Its molecule was prepared. 
The polymerizable liquid crystalline compound was referred to as, for example, a compound X (represented 
by the following Formula (1)). 



Trie compound X was prepared as follows: 

First, 4'-hydroxy-4-ph!orobiphenyi was esterffied by using excess 1 ,1 0-dibromodecane in the presence of 
calcium carbonate. Then, the esterffied 4'-hyoYoxy-4-f luoro biphenyl was purified by a column chromatography, 
and the purified substance was mixed with an equimoJar teiramethyleneammcriium-hyoVoxypentahydrate. The 
mixture thus obtained was esterffied with acrylic acid to obtain a polymerizable liquid crystalline compound. 
The polymerizable liquid crystalline compound can previously be prepared. 

Next, a pair of substrates each having electrode lines 103 and 104 on a PET film with a thickness of 0.25 
mm were obtained. The electrode lines 103 and 104 were formed of ITO (a mixture of indium oxide and tin 
oxide), had a thickness of 500 Angstroms, a width of 200 um, and each electrode line was disposed with an 
interval of 50 urn between lines. The number of the electrode lines 103 and that of the electrode lines 104 
were 20, respectively. Poiytmida obtained by adding 5% of a polymerization initiator Qrgacure184) to SE150 
(manufactured by Nissan Chemical Industries Ltd.) was coated onto one substrate by a spin coating method. 
The coated fBm was subjected to a rubbing treatment by using a nylon cloth. 

Spacers wfth a diameter of 6 um were dispersed on one of the substrates 1 01 and 1 02 and the other sub- 
strate was placed t heron so as to keep a predetermined gap therebetween, whereby a ceD was formed. At 
this time, the electrode lines 103 and 104 crossed each other at right angles. 

Then, a photomask having masking portions 111 for each pixel 110 as shown by shaded portions of Figure 
43 (l.e., having masking portions in a dot pattern) was placed on the cell thus formed so that the masking por- 
tions 111 covered the pixels 110. Moreover, a homogeneous mixture previously prepared was injected Into the 
cell. The mixture contained 0.1 g of trfmethyiol propane trimethacrylate, 0.35 g of 2-ethylhexyi acryiate, 0.45 
g of fsoborrryl acryiate, 4 g of the compound X and a liquid crystal material (i.e., 0.2 g of the compound X and 
3.8 g of a liquid crystal material (ZU-4792, manufactured by Merck & Co., Inc.)) to which 0.3% of cholestatic 
nanonate (CN) was added, and 0.15 g of a polymerization initiator (Irgacure 184). Namely, the mixture con- 
tained a polymerizable material, a polymerizable liquid crystalline compound (compound X), a liquid crystal 
material, and a polymerization initiator. Then, the ceil was irradiated through the photomask with UV-rays at 
an illuminance of 1 0 mW/cm 2 for 5 minutes by using a high-pressure mercury lamp which can provide parallel 
rays, whereby the polymerizable material was cured. 

Another cell was separately formed in the same manner as the above, and one substrate of the ceD was 
peeled off from the other substrate in liquid nitrogen, and the liquid crystal material was washed away with 
acetone. After that, a horizontal cross-section of the polymer walls was observed by an SEM, revealing that 
liquid crystal regions wfth the same regularity as that of a dot pattern of the photomask (i.e., the same regularity 
as that of the pixels 110) were uniformly formed, each liquid crystal droplet having almost the same size. Since 
the polymer walls 107 were likely to be damaged while forming a sample, 20 liquid crystal regions which had 
the most excellent regularity in the sample were selected for observation. Thus, the same regularity is required 
for the photomask. 

Polarizing plates were attached to the cell so that the respective polarizing directions were aligned with 
the orientation directions of the corresponding orientation f Bms, whereby a polymer dispersed liquid crystal 
display device of a TN mode was manufactured. 

Comparative Example 23 

As a comparative example with respect to Appi I cation 28, a liquid crystal display device was manufactured 
as follows: 

A cell was formed in the same way as In Application 28, except that glass with ITO (flint glass with ITO 
having a thickness of 500 Angstroms, manufactured by Nippon Sheet Glass Co., Ltd.) was used instead of the 
substrates used in Application 28. Moreover, only the same liquid crystal material as that of Application 28 was 
injected into the cell. Then, polarizing plates were attached to the cell so that the respective polarizing direc- 
tions were aligned wfth the orientation directions of the corresponding orientation films, whereby a conven- 
tional TN liquid crystal display device was manufactured. 
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Comparative Example 24 

As a comparative example with respect to Application 28, a TN cell was formed in the same way as in 
5 Application 26. Then, the same mixture as that of Application 26 containing the liquid crystal material and the 
light-curable material (to which the compound X was not added) was injected into the cell. The cell was irra- 
diated wfth UV-raya in the same way as in Application 26 without a photomask, whereby a polymer dispersed 
liquid crystal display device was manufactured. 

Table 16 shows the electro-optic characteristics of the liquid crystal display device of Application 26 to- 
to gather with those of the liquid crystal display devices of Comparative Examples 23 and 24. 



Table 16 
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As is understood from Table 1 6, the liquid crystal display device of Application 28 has an electro-optic char- 
acteristic comparable to that of the liquid crystal display device of Comparative Example 23 which has con- 
ventionally been used. Moreover, in Application 28, the liquid crystal display device has less light scattering in 

25 pixels, compared with the conventional polymer dispersed liquid crystal display device (Comparative Example 
24), so that contrast of the liquid crystal display device in Application 28 Is remarkably high. Moreover, the 
response speed of Application 28 is about 5 times that of Comparative Example 24. Furthermore, the response 
speed of Application 28 is faster than that of the TN liquid crystal display device of Comparative Example 23 
due to the effects of the liquid crystalline compound fixed on the polymer walls. In the present invention, the 

30 response speed was taken as a sum of a response speed (* r ) under the condition that a saturation voltage 
was applied and a response speed (xj under the condition that the saturation voltage was not applied. 

In application 23, in order to use ZU-4792 having fluorine as a liquid crystal material, a fluorine atom was 
contained In the polymerizabie liquid crystalline compound as shown in Formula (1). Because of this, the liquid 
crystal molecules present in the vicinity of the interlaces between the liquid crystal regions and the polymer 

35 walls are chemically stabilized; as a result, a TFT of a charge holding type can be applied to the liquid crystal 
display device without decreasing the electrical holding ratio of an entire liquid crystal display device. Such 
advantages can also be obtained in the case where chlorine atoms are contained in the polymerizabie liquid 
crystalline compound. 

40 Application 26 

A liquid crystal display device was manufactured by changing the kinds of polymerizabie liquid crystalline 
compound to be used. In Application 29. a polymerizabie liquid crystalline compound prepared by using a fer- 
roelectric compound Y represented by the following Formula (2) in accordance wfth "Liquid Crystal" vol. 9, No. 
45 5, pp. 635-641 (1 991) was used. 

CH 2 -CHCOO(CH 2 ) 12 "°'^^}^^ COOCH 2^ H 

-C2H5 • • • ( 2 ) 

First, two substrates which were subjected to uniaxial orientation treatment In the same way as in Appli- 
cation 28 were made to face each other with silica beads having a diameter of 2 |im sandwiched therebetween. 
At this time, each rubbing direction of the substrates was aligned. Then, a homogeneous mixture containing 
55 0.018 g of trimethytol propane met hacrylate, 0.060 g of lauryl acrylate, 0.020 g of compound Y, 0.002 g of a 
polymerization initiator (Irgacure 651), and 0.400 g of a ferroelectric liquid crystal material (ZLM237-000) was 
Injected into the cell. Namely, the mixture contained the polymerizabie material, the polymerizabie liquid crys- 
talline compound (compound Y), the polymerization initiator, and the ferroelectric liquid crystal material. 
After that, a photomask was placed on the cell In the same way as in Application 28, and the cell was 
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Irradiated through t he photomask with UV-rays at 1 0 mW/cm 2 for 20 minutes by using a high-pressure mercury 
lamp which can provide parallel rays, whereby the polymerizable material was cured. 

6 Comparative Example 25 

A mixture containing the ferroelectric liquid crystal (ZLK4003) which was the same kind as that of Appli- 
cation 29 and a light-curable material excluding the compound Y was injected Into the cell. Then, the cell was 
faradiated with UV-rays without a photomask in the same way as in Application 26, whereby a polymer dis- 
10 persed liquid crystal display device was manufactured. 

Comparative Example 28 

Only the ferroelectric liquid crystal (ZU-4003) was injected between the substrates prepared in the same 
15 way as in Application 29, whereby a liquid crystal cell was formed. 

Table 17 shows electro-optic characteristics of the cell of Application 29 and results obtained by measuring 
shock resistance together with those of the cells of Comparative Examples 25 and 26. The electro-optic char- 
acteristics were obtained by measuring a response speed, a memory pulse width, contrast, and applied pres- 
sure; and the shock resistance was measured by an Impact test 
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Table 17 



Application 29 Comparative Comparative 

Example 25 Example 26 



15 



30 



Response 

speed 130 psec 120 psec . 150 psec 



Memory pulse 

width 200 psec 180 pseo 



Contrast 35 40 5 or less 



Pressure 

application 10 kgf/cm 2 1 kgf/cm 2 10 kg£/cra 2 

test 



Impact test 



Note: In Comparative Example 26, the liquid crystal 
layer takes a certain state by the application of a 
voltage; however, It cannot hold the state, when a 
voltage is made 0 V. The liquid crystal molecules in 
the device are not in a symmetrical orientation which 
enables bistabillty. 

The above-mentioned electro-optic characteristics were measured under the following conditions: 
A call was placed between polarizing plates of an optical characteristic measurement system under crossed 
Nicole. Then, the electro-optic characteristics of the cell were measured under the condition that the polarizing 
plate was rotated by 22.5° so that polarity of the electrical field and that of the signal from a photodetector 
coincided with each other (here, the angle of the polarizing plate, in which the maximum values of the photo- 
detector with respect to the intensity of transmitted light In positive and negative electrical fields became almost 
the same, was taken aa 0, when a rectangular wave with 1 00 Hz and ±10 V was applied). Each measurement 
value was obtained as follows: 
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(Response speed) 

A response speed is taken as the average time which Is required for the optical amount of the ceO to change 
6 from 10% to 00% when a pulse rises/falls as a result of the application of a rectangular wave with 1 00 Hz and 
±10 V. 

(A memory pulse width) 

10 A memory refers to a pulse width required for holding bistable two states, when a voltage is made 0 V. 

The two states are obtained, when voltages with different polarity are applied to the polymer dispersed liquid 
crystal layer (i.e., energy required for changing the two states expressed by the formula: VoJtag e x Pulse widt h 
(sec.) is given to the layer). In this case, a memory pulse widt h is a pulse width of a bipolar pulse of ±1 0 V. 

15 (Contrast) 

Contrast is measured as (Von - V d )/(Voff - V D ), where V ON is a photodetector signal in an ON state, V«=f 
Is a photodetector signal in an OFF state, and V D Is a photodetector signal in a dark state under the condition 
that a memory state of all of the pixels is switched. 

20 

(A pressure application test) 

A pressure application test Is conducted by a com pression test using a pressure test machine (AGS- 1 00A, 
manufactured by Shhmadzu Seisakusho Ltd.). A ceD is placed on a horizontal table, and a load is applied to 
25 the cell through a bar which Is In contact wit h t he ceil In a horizontal manner. The diameter and the cross section 
of the bar are 8 mm and 0.670 cm 2 , respectively. The change of load is checked when the orientation is 
changed. 

(An Impact test) 

30 

The change of the orientation of the liquid crystal molecules in a cell is checked, when the cell is dropped 
from a height of 50 cm to a I InoJeum table. In Table 17, a mark O shows that the orientation is slightly disturbed 
between the polymer walls and the liquid crystal; however, no problem is caused for practical use. A mark x 
shows that the orientation is disturbed in the pixels. This indicates a problem for practical use. A mark A shows 

35 that the orientation state is partially disturbed due to the impact 

As is understood from Table 17, the cell of Application 29 is more excellent in the pressure application test 
and the impact test, compared with the cell of Comparative Example 25 using the same ferroelectric liquid 
crystal as that of Application 29. Moreover, in Comparative Example 26, the liquid crystal molecules are not 
sufficiently aligned, so that contrast is low. Furthermore, the ceil of Comparative Example 26 cannot be meas- 

40 ured in the impact test, since the orientation of the liquid crystal molecules are not sufficient from the beginning. 
In contrast, the cell of Application 29 provides satisfactory results in both of these tests. 

As described above, according to Application 29, a mixture containing a liquid crystal material and a poiy- 
merizable compound material which contains a liquid crystalline compound having at least one polymerizable 
functional group in its molecule is polymerized. As a result of this reaction, a phase separation occurs between 

45 polymer walls and liquid crystal regions, whereby a display medium in which the liquid crystal regions are par- 
titioned by the polymer walls is formed. On each interface between the polymer waD and the liquid crystal re- 
gion, the liquid crystalline compound Is fixed. Due to this structure, each interface between the liquid crystal 
region and the polymer wall is driven by the application of a voltage, and a driving force is increased under no 
applied voltage, since the liquid crystalline compound is bound to the polymer wall. Thus, %r and T d are im- 

so proved. Moreover, the phase separation is clearly conducted since the liquid crystalline compound is fixed to 
the interface between the polymer wall and the liquid crystal region. 

In the case where a mixture containing ferroelectric liquid crystal as a liquid crystal material and a poly- 
merizable compound material which contains a liquid crystalline compound having a polymerizable functional 
group and an optically active group in its molecule is used, liquid crystal molecules having an optically active 

05 functional group are present at the interfaces between the polymer walls and the liquid crystal regions. Due 
to the presence of the liquid crystalline molecules, the liquid crystal regions are influenced by the ability of 
the polymer walls as well as that of the substrate. That is, the orientation regulating ability of the substrate 
(subjected to an orientation treatment) and that of the polymer walls (which have a component in a direction 
orthogonal to the surface of the substrate) influence the liquid crystal regions. Thus, the orientation of the 
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liquid crystal molecules Is stabilized to improve shock resistance. 

Furthermore, In the case where a mixture containing a liquid crystal material of a fluorine type and/or a 
chlorine type and a potymerizable compound which contains a pdymertzable liquid crystalline compound hav- 
6 ing a fluorine atom(s) and/or a chlorine atom(s) In its molecule is used, liquid crystal molecules are chemically 
stabilized. Due to the chemical stability, a charge holding type element such as a TFT can be applied to the 
liquid crystal display device of the present invention without decreasing the electrical holding ratio of an entire 
display device. 

10 Application 30 

Application 30 is the case where the orientation regulating ability of a polymer with respect to liquid crystal 
is increased. In this case, a mixture containing a poJymerizable material having a liquid crystalline functional 
group and a liquid crystal material is used, whereby a phase separation of the mixture containing a curable 
is material and liquid crystal is achieved in a liquid crystal phase. Thus, the polymer walls as well as the liquid 
crystal regions can be in an orientation state. 

Hereinafter, a method for manufacturing a liquid crystal display device of Application 30 wiD be described. 
First, the compound X used in Application 28 was prepared. Then, a homeotropic orientation film (JALS- 
203-R6, manufactured by Nippon Synthetic Rubber Co. , Ltd.) was coated onto a glass substrate (1 . 1 mm thlck- 
20 ness) with UO (a mixture of iridium oxide and tin oxide having a thickness of 500 Angstroms) as transparent 
electrodes by a spin coating method. After that the substrate was baked. Two substrates treated In this way 
were made to face each other with spacers sandwiched therebetween so as to give a gap of 6 urn. Thus, a 
cell was formed. 

Then, a photomask having square masking portions was placed on the ceil so that the masking portions 
28 covered the pixels. Each square masking portion had aside of 200 urn and were provided at an interval of 50 
iun therebetween (Le., the masking portions were disposed at a pitch of 250 |im). Moreover, a mixture con- 
taining 0.1 g of acryiate with two functional groups, i.e., a photopoiymerlzable compound (R-684, manufactured 
by Nippon Kayaku K.K.), 0.05 g of styrene. 0.85 g of the compound X, 4 g of a liquid crystal material (ZU-2808, 
where anisotropy of dielectric constant As is < 0: manufactured by Merck & Co., Inc.), and 0.0025 g of a pho- 
30 topolymertzation kiHator (Irgacure 651) was prepared. 

The mixture thus prepared was observed by a polarizing microscope whQe varying temperature, revealing 
that the transition temperature at which liquid crystal was changed to nematic liquid crystal was 45°C and a 
transition temperature at which nematic liquid crystal was changed to a homogeneous liquid was 78°C. The 
mixture was injected into the cell at 48°C (in a nematic state). After that the cell was irradiated with UV-rays 
as through the photomask by using a high-pressure mercury lamp which can provide parallel rays under the con- 
dition that a cycle including one second irradiation and 30 seconds non-irradiation was repeated 20 times at 
10 mW/cm 2 and 48°C. Then, the cell was continuously irradiated for 10 minutes. Moreover, the cell was irra- 
diated without the photomask for 10 minutes, whereby the pdymertzable compound contained in the mixture 
was cured. 

40 One substrate was peeled off from the other substrate in liquid nitrogen, and the liquid crystal material 

was washed away with acetone. After that a horizontal section of the polymer walls was observed by the SEM, 
confirming that the liquid crystal regions with the same regularity as that of a dot pattern of the photomask 
(i.e., the same regularity of the pixels) were formed, each liquid crystal region having almost the same size. 
Two polarizing plates were attached to the upper and lower sides of the cell so that each polarizing direction 

48 crossed each other at right angles, whereby an ECB liquid crystal display device, In which the liquid crystal 
regions were partitioned by the polymer walls, was manufactured. 

Application 31 

so Application 31 is within the scope of Application 29 or 30. AliqukJ crystal display device of Application 31 
was manufactured as follows: 

First a cell was formed in the same way as in Application 30. The same mixture as that of Application 30 
was injected into the cell. Then, the mixture was kept at 100°C, at which temperature the mixture became ho- 
mogeneous. A photomask was placed on the cell in the same way as in Application 30 and the cell was irra- 

55 dieted with UV-rays. Finally, two polarizing plates were attached to the ceil in the same way as in Application 
30. 
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Comparative Example 27 

The same orientation film as that of Application 30 was formed on the same substrate as that of Application 
6 30. and the orientation fBm was subjected to a rubbing treatment by a nylon doth. Then, the two substrates 
thus treated were made to face each other In the same way as in Application 30 so that the directions of the 
orientation films which are not In parallel with each other was obtained. After that, only the same liquid crystal 
material (ZU-2806) as that of Application 30 was injected between the substrates, whereby a ceil was formed. 
Two polarizing plates were attached to the upper and lower sides of the cell so that each polarizing direction 
10 crossed the other at right angles, whereby a conventional ECB display device was obtained. 

Comparative Example 28 

A cell was formed in the same way as in Application 30. The same mixture as that of Application 30 was 
is injected into the ceil, and then the cell was irradiated wit h UV-rays in the same way as in Application 30 without 
a photomask. Two polarizing plates were attached to the cell in the same way as in Application 30, whereby 
a polymer dispersed liquid crystal display device was manufactured. 

Table 1 8 shows the electro-optic characteristics of the above-mentioned liquid crystal display devices. In 
an item of Inversion phenomenon In half tone, a mark O shows a state in which Inversion phenomenon Is not 
20 caused, a mark x shows a state In which inversion phenomenon Is easBy observed, and a mark A shows a 
state in which inversion phenomenon is barely observed. 
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ss As is understood from Table 18, the liquid crystal display device of Application 30 Is excellent in a black 

state under no applied voltage due to the homeotroplc orientation of the polymer portions, and has an electro- 
optic characteristic comparable to that of the liquid crystal display device of Comparative Example 27. More- 
over, in Application 30, a film substrate can also be used. Compared with the polymer dispersed liquid crystal 
display device of Comparative Example 28, the liquid crystal display device of Application 30 has higher con- 

40 trast because of less light scattering in its pixels. 

Furthermore, in Application 30, the liquid crystal molecules tilt in various directions due to the interaction 
with the polymer walls, so that the same refractive index can be obtained when seen from any direction, im- 
proving the viewing angle characteristic. In Comparative Example 27, the liquid crystal molecules tilt in one 
direction under an applied voltage, due to the rubbing treatment in one direction. Thus, the refractive index is 

43 varied depending upon the direction in which the liquid crystal molecules are seen, so that inversion phenom- 
enon and change of contrast are caused depending upon the direction of the observation, deteriorating the 
viewing angle characteristic. In Comparative Example 28, liquid crystal regions in a particle shape were formed, 
and as a whole, a rough display was obtained. 

The observation of the ceD of Application 31 by a polarizing microscope revealed that the liquid crystal 

so regions were in a nearly homeotroplc orientation and light was passed through the polymer walls under crossed 
Nicole. Thus, contrast of the liquid crystal display device of Application 31 Is slightly lower than that of Appli- 
cation 30. 

Next the reasons why a viewing angle characteristic is improved in Application 30 will be described. 

A liquid crystal display device utilizing a conventional polarizing plate has a poor viewing angle character- 
s' is tic Thus, such a device is not suitable as a liquid crystal display device which is seen at a large angle (i.e., 
which is seen from various directions). For example. In the case where an initial orientation of liquid crystal 
molecules is a homeotroplc orientation in an ECB liquid crystal display device, an orientation flm is subjected 
to an orientation treatment so that the liquid crystal molecules tat in one direction when applied with a voltage. 
Because of this, the liquid crystal molecules tilt In one direction In a half tone. Thus, when a liquid crystal mok 
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ecuie 121 is seen from an A direction and a B direction as shown in Figure 44A, each apparent refractive index 
Is different and contrast seen from t he respective d tractions is greatly different In some cases, a display defect 
such as inversion phenomenon is caused. In this way. the conventional liquid crystal display device has a poor 

6 viewing angle characteristic. 

On the other hand, in a liquid crystal display device (with a polarizing plate) in which a phase separation 
between liquid crystal and a polymer material is regularly conducted by using a photomask, the liquid crystal 
molecule 121 tilts toward each polymer wall 126 under a voltage applied, due to the Interaction between the 
liquid crystal molecule 121 and the polymer wall 126 as shown in Figure 44B. Thus, each apparent refractive 

10 index of a C direction and a D direction is almost the same, having great advantages in the improvement of a 
viewing angle characteristic. However, in t his case, a very thin potymerf ilm is formed between the liquid crystal 
molecules and the substrate in the liquid crystal regions, so that homeotropic orientation effects of the sub- 
strate are decreased, even though a homeotropic orientation film excellent in orientation regulating ability is 
used. Due to this, the homeotropic orientation of the liquid crystal molecules is slightly disturbed, and part of 

15 the light Is passed through the cell under crossed NicoJs, slightly decreasing contrast Moreover, in the case 
of a mode utilizing a homeotropic orientation film, small liquid crystal droplets are formed in the polymer wails, 
the orientation state on the substrate is not reflected in the orientation of the liquid crystsd molecules, and the 
liquid crystal molecdes are In a random orientation. Therefore, part of the light is transmitted though the cell 
under crossed Nlcols. remarkably decreasing apparent contrast In the case of a ferroelectric liquid crystal dis- 

20 play device, there is a problem of low shock resistance. This problem can be overcome by dispersing liquid 
crystal regions In the polymer walls; however, in this case, a phase separation Is not clearly conducted making 
ft difficult to regulate the orientation. 

In Application 30, a homogeneous mixture containing a liquid crystal material and a polymerizable com- 
pound materia! (polymerizable compound having liquid crystal Unity) is used and the pofymertzable compound 

25 is cured in a liquid crystal state, whereby a phase separation is conducted between the liquid crystal and the 
polymer. According to this method, the liquid crystal and the polymer can be made in the same orientation 
state. In addition, if the polymerizable compound is cured in a liquid crystal state, the orientation state of the 
polymer waBs as well as that of the liquid crystal regions can be maintained, so that the orientation of the liquid 
crystal regions becomes strong. 

30 In particular, in the case of a general ECS liquid crystal display device, minute liquid crystal molecules 
are randomly aligned in the polymer walls, so that light is transmitted through the cell under crossed Nlcols, 
decreasing contrast On the other hand, in the case of Application 31, the liquid crystalline compound is con- 
tained in the polymer, and the compound has the same orientation as that of the liquid crystal material, so 
that light is hardly transmitted through the cell under crossed Nlcols. Moreover, in the case of an ECB liquid 

35 crystal display device (with polarizing plates) to which Application 31 is applied, the liquid crystal molecules 
tOt in a random direction under an electrical field, due to the interaction between the polymer wads and the 
liquid crystal molecules. Therefore, the refractive index becomes the same, when seen from any direction, mak- 
ing the viewing angle characteristic in a half tone excellent 

40 Application 32 

Application 32 is the case where contrast is improved, in addition to Application 30 in which the liquid crystal 
regions and the polymer walls have the same orientation state. In Application 32, a dichroic dye is used. 

Hereinafter, a method for manufacturing a liquid crystal display device of Application 32 wiD be described. 
45 A cell was formed so as to have a thickness of 9 \im in the same way as in Application 30. A mixture was 
prepared in the same way as in Application 30, except that a liquid crystal material in which 4% of a dichroic 
dye (S-301 , manufactured by Mitsui Toatsu Chemicals. Inc.) was added to ZLI-2806 was used. A mixture con- 
taining the liquid crystal material and the other materials (e.g., a photopotymerization initiator) was checked 
for Its transition temperature by a differential scanning calorimeter (DSC), leading to almost the same results 
50 as those of Application 30. Then, the mixture was injected into the cell at 48*C and the ceil was irradiated with 
UV-rays through a photomask, whereby the polymerizable material contained in the mixture was cured. 

A substrate on which Al was vapor-deposited was placed on the cell thus obtained. Then, an optical source 
and an observation section were respectively placed in different positions at an angle of 30° from a vertical 
direction with respect to the cell, whereby an electro-optic characteristic as a reflective liquid crystal display 
M device was measured. 

In the cell thus obtained, as shown in Figure 45A, liquid crystal molecules 121 and a dichroic dye 122 in 
a liquid crystal region 127 and a polymer and the dichroic dye 122 in a polymer wall 126 were aligned In the 
same direction under no applied voltage, so that the whole area (i.e., t he liquid crystal regions and the polymer 
walls) was in a colorless state. When a voltage was applied to electrodes 123, as shown In Figure 45B, the 



67 



EPO 568355 A2 

liquid crystal molecules 121 and the dichroic dye 122 In the liquid crystal region 127 alone changed their ori- 
entation to be colored. In Figures 4SA and 45B, the reference numeral 124 denotes a substrate, and 128 an 
orientation film. The contrast and saturation drive voltage of the liquid crystal display device of Application 32 
6 were 7 and in the vicinity of 7 V, respectively. Moreover, the liquid crystal molecules tat in an omn id fraction 
under an applied voltage, so that contrast was uniform in an omnldirection. 

Comparative Example 29 

10 A liquid crystal display device was manufactured as follows: 

A substrate was subjected to a rubbing treatment in one direction by using a nylon cloth in the same way 
as in Application 32. Two substrates thus obtained faced each other so that each orientation direction was in 
an anti-parallel state. Then. ZU-2806 (containing 4% of a dichroic dye $-301) was injected into the cell. Thus, 
a conventional liquid crystal display device of a GH mode was manufactured. In this device, the liquid crystal 

is molecules toted in one direction under a voltage applied, so that contrast was varied depending upon the ob- 
servation direction, decreasing display characteristics. 

As described above, in the case of Applications 30 and 32, the polymerizable material is cured in a liquid 
crystal state, so that the orientation direction of the liquid crystal layer can artificially be determined. When 
the polymerizable material Is cured in a non-liquid crystal state as In Applications 28 and 29, a very thin polymer 

20 flm Is formed between the substrate and the liquid crystal layer. Therefore, the orientation regulating ability 
of the substrate is decreased, making It difficult to artif icialy determine the orientation of the liquid crystal layer. 
Moreover, in Applications 26 and 29, the polymer is not aligned, so that minute liquid crystal molecules entered 
from the liquid crystal regions Into the polymer walls are randomly aligned since the molecules are aligned 
along the polymer walls, causing problems. For example, in the case where the liquid crystal display device 

25 is used under crossed N tools, utilizing a homeotropic orientation fflm, the minute liquid crystal molecules in 
the liquid crystal regions are randomly aligned, so that light leakage is generated to decrease contrast In the 
case of Applications 30 and 32, due to the thin polymer flm entered between the substrate and the liquid crystal 
regions, the polymer is also aligned to be cured in the orientation direction of the substrate; as a result, the 
liquid crystal regions are aligned In the orientation direction of the substrate. 

so The liquid crystal display devices of Applications 30 and 32 can be applied to conventional liquid crystal 
display devices which require an orientation treatment such as TN, GH, STN. ECB and FLC liquid crystal dis- 
play devices. In particular, applications in ECB. GH, FtC liquid crystal display devices are effective. For ex- 
ample, when the liquid crystal display devices of Applications 30 and 32 are applied to an ECB liquid crystal 
display device, the viewing angle characteristic can be improved. That is, in an ECB mode, liquid crystal mol- 

35 ecules are in a homeotropic orientation under no applied voltage (black state under crossed Nicois). When a 
voltage Is applied, the liquid crystal molecules tilt (a white state is obtained due to birefringence). The liquid 
crystal molecules tit In various directions due to the interaction between the liquid crystal molecules and the 
polymer, so that the refractive index becomes the same in any directions, whereby the viewing angle charac- 
teristic can be improved. 

40 Even in the case of the ECB liquid crystal display device (with no polarizing plate) in which a dichroic dye 
is added, when the polymer walls are not aligned, the dichroic dye contained in the polymer walls takes a col- 
ored state in a random orientation and the orientation of the dichroic dye is not changed with respect to the 
application of an electrical field, decreasing overall contrast On the other hand, in the case where the polymer 
is also aligned as in Applications 30 and 32, the dichroic dye contained in the polymer walls can also be in a 

45 homeotropic orientation state. Thus, in the polymer walls, a nearly transparent state as a whole is changed to 
a state in which only the dichroic dye is colored, and the dichroic ratio of the dichroic dye can be used to the 
fiill. Moreover, when the polymerizable compound material is cured by using a photomask, since the dichroic 
dye Is contained In the mixture, light is not leaked into masking portions of the photomask. Therefore, regions 
where the polymer walls are to be formed are clearly limited. Furthermore, in this case, due to the electrical 

so field, the polymer walls and the orientation ability of the liquid crystal, the liquid crystal molecules in a vertical 
direction are aligned in a horizontal direction with respect to the cell and in a random direction within a surface 
horizontal with respect to the cel. Thus, a reflective liquid crystal display device excellent in viewing angle char- 
acteristic can be manufactured. 

In the application to a GH mode using liquid crystal to which a dichroic dye Is added, the vertical direction 

55 and the horizontal direction of the liquid crystal molecules can electrically be switched, so that a dichroic ratio 
of the dichroic dye can be used to the full. Moreover, the dichroic dye contained in the polymer walls are in a 
homeotropic orientation, so that its molecules are aligned in a direction to be colorless. Thus, a colorless state 
as a whole can be electrically changed into a state In which only liquid crystal regions are colored. 

In the application to an FLC liquid crystal display device, the liquid crystal molecules are more strongly 
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aligned due to the unlaxiaJly oriented polymer. Because of this, low shock resistance which is the most serious 
disadvantage of the FLC can be Improved by the polymer walls. Furthermore, in the case where a FLC poly- 
merizable material Is used as a light-curable material, the FLC polymer also responds to the application of a 
5 voltage, and a half tone display can be realized because of the difference in the drive voltage between the 
FCL and the FLC polymer. 

In Applications 30 and 32, the polymerizable material contained in the mixture Is cured In a liquid crystal 
state. Examples of the liquid crystal state include a nematJc phase, smectlc phase, and a chdesteric phase. 

Hereinafter, materials applicable to the present examples wfll be described. 

10 

(A poiymeiizable liquid crystalline compound) 

As a polymerizable liquid crystalline compound, the compound X is used In Applications 28. 30 and 32 
and the compound Y is used in Application 29. The present invention is not limited thereto. A general compound 
15 represented by the following Formula (3) can be used. 

A - B - LC (3) 

In Formula (3), Letter A represents a polymerizable functional group. Examples thereof include functional 
groups having unsaturated bonds such as Crfe=CH-, CH^CH-COO-, CH2=C{CH 3 )-COO-, and -N=C=0, and 
functional groups having a heterocyclic structure with strain such as a structure represented by the following 
20 Formula (4). 

CH 2 - CH - ... (4) 

25 

Letters LC represent a liquid crystalline compound. Examples thereof include a compound represented 
by the following Formula (5), a cholesterol ring, and derivatives thereof. 

D - E - G (5) 

Letter B represents a coupling group connecting the polymerizable functional group to the liquid crystalline 

30 compound. Examples thereof include an alkyl chain HCH^-), an ester bond (-COO-), an ether bond (-O-), a 
polyethylene glycol chain (-CH2CH2O-), and coupling groups obtained by combining these coupling groups. 
In particular, in order that the liquid crystalline compound can easily move on the polymer walls In response 
to the electrical field, a coupling group having 6 or more bonds from the polymerizable functional group to the 
fixed portion of the liquid crystal molecules is preferred. 

35 In the case where the polymer walls are also aligned, It is preferred that the liquid crystalline compound 

exhibits liquid crystallinity when mixed with the liquid crystal material. 

In Formula (5), Letter D represents a functional group capable of being bound to the coupling group rep- 
resented by Letter B, and has a function of influencing the degree of anisotropy of dielectric constant of the 
liquid crystal molecules and that of the anisotropy of refractive index. Examples thereof include a p-phenyi 

40 ring, a 1,10-diphenyl ring, a 1,4-cydohexana ring, a 1,10-phenylcydohexane ring, a naphthalene ring, and a 
tarphenyl ring. O represents a polar group which makes the anisotropy of dielectric constant of the liquid crystal 
exhibited. Examples thereof include a benzene ring, a cyciohexane ring, a p-diphenyi ring, a phenyl cyclohex- 
ane ring, a tarphenyl ring, and a dlphenyl cyciohexane ring, each having a functional group such as -CN, -OCH* 
-F, -CI, -OCF* -OCCJ 3> -H, -R (R; alkyl group). E represents a functional group connecting D to Q. Examples 

45 thereof include a single bond, -CH2-, -CH 2 CHz-» -O, a triple bond of carbon-carbon, and -CH=CH-. 

(A liquid crystal material) 

The liquid crystal material as that of Example 2 can be used. 

50 

(A polymerizable material) 

Alight-curable material (photopolymerizable material), a thermosetting material (heat-poJymerizable ma- 
terial), and the like can be used. Aa a light-curable material, there are acrylic acids and acrylic eaters having 
55 a long chain alkyl group with three or more carbons or having a benzene ring. Examples of the light-curable 
material include Isobutyi acrylate, stearyf acrylate, lauryl acrylate, teoamyi acrytate, n- butyl methacrylate, rv 
lauryl methacrylate, tridecyl methacrylate, 2-ethylhexyi acrytate, n-stearyl methacrylate, cyclohexyl metha- 
crylate, benzyl methacrylate, 2-phenoxyethyi methacrylate, Isobornyl acrylate, and teobornyl methacrylate. 
In addition, in order to Increase the physical strength of the polymer, mutt-functional materials having two or 
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more functional groups can be used. Examples of the mult-fa notional materials include blsphenyl Adlmetha- 
crylate, blsphenol Adlacrylate, 1,4-butanedlol dimethacrylate, 1 v 6-hexanedlol dlmethacrylate, trlmethylol pro- 
pane trimethacrylate. trlmethylol propane trlaorylate, tetramethytol methane tetraacrylate, and neopentyi dia- 
cryiate. More preferably, material obtained by halogenating. In particular, chlorinating or fluorinating these 
monomers are used. Examples thereof include 2,2,3,4.4 ,4-hexaphlorobutyl methacrylate. 2,2.3,4,4. 4-hexa- 
chlorobutyl methacrylate, 22.3.3-tetraphloropropyl methacrylate, 2.2,3,3-tetraphioropropyl methacrylate, 
peiphloroocty let hyl methacrylate, perch torooctyl ethyl methacrylate, perphlorooctyl ethyl acrylate. and per- 
chlorooctylethyt acrylate. 

As the thermosetting compound, the above-mentioned light-curable materials and compounds having an 
epoxy group, an Isocyanate group, etc in its molecules can be used. Examples of the light-curable compound 
include blsphenol A type epoxy compounds, blsphenol A dlglycldyl ether, blsphenol F diglycidyl ether, hexa- 
hydrobts phenol Adigrycidyl ether, propylene glycol dlglycldyl ether, neopentyl glycol diglycidyl ether, diglycidyl 
ester phthalate, triglycldyl isocyanate, and tetraglycidylmethaxylene diamine. 

These monomers can be used alone orin a combination of two or more kinds. Moreover, compounds which 
have both a light-curable property and heat-curable property can be used. Among the light-curable or heat- 
curable compounds, in the case where fluorinated compounds having the effects of reducing hysteresis and 
Increasing the response speed are used, the interaction between the liquid crystal regions and the polymer 
walls can be decreased. 

As the dichroic dye used In the present invention, both N-type and P-type dyes can be used. Examples 
of the dichroic dye include a merocyanlne type, an anthraqulnone type, a stylyl type, and an azobenzene type. 
The added amount of the dichroic dye Is in the range of 0.5% to 1 0% by weight based on the weight of the 
liquid crystal, preferably In the range of 1% to 5%. Moreover, it Is also possible to use another dye for coloring 
together with the dichroic dye; however. In some cases, sufficient contrast can not be obtained due to the light 
absorption effects. 

When the liquid crystalline compound having a porymerizable functional group In its molecule is selected, 
it is preferred in terms of compatibility that portions exhibiting liquid crystaliinfty of the liquid crystal material 
and those of the polymerizable liquid crystalline compound are similar to each other. In particular, when a flu- 
orine and/or chlorine type liquid crystal material (which has specific chemical environment) is used, it is pre- 
ferred that a fluorine and/or chlorine type liquid crystal material is used as a liquid crystalline compound having 
a polymerizable functional group. Moreover, In the case where ferroelectric crystal is used, a por/mertcable 
compound having ferroelectric liquid crystal In its molecule Is preferred for forming a stable smectic phase. 

(The weight ratio of liquid crystal and a polymerizable compound) 

The weight ratio of the liquid crystal and the polymerizable compound is preferably in the range of 50:50 
to 07:3, more preferably in the range of 70:30 to 90:1 0. When the percentage of the liquid crystal material Is 
less than 50%, the ratio occupied by the polymer waDs increases, resulting In a remarkable rise in the drive 
voltage of the cell. Thus, practicality is lost In contrast when the percentage of the liquid crystal material is 
more than 97%, the physical strength of the polymer wails decreases. Thus, stable performance cannot be 
obtained. 

Moreover, in the case where a polymerizable liquid crystalline compound and a polymerizable non-liquid 
crystalline compound are mixed, it is preferred that the weight ratio thereof Is within the above-mentioned 
range and the percentage of the polymerizable liquid crystalline compound is 0.5% or more. In particular, in 
the case where ferroelectric liquid crystal is used, a ferroelectric liquid crystal display device capable of per- 
forming a halftone display can be manufactured as follows: 

Hie percentage of the polymerizable liquid crystalline compound is made 70% or more, whereby two re- 
gions, i.e., a low molecular liquid crystal region and a polymer liquid crystal region are formed. Then, a voltage 
is adjusted to a value at which each compound is driven. 

(A photopotyrnerization initiator or catalyst) 

A reaction initiator Includes a photopotyrnerization initiator, a heat polymerization initiator, etc. As the pho- 
topoJymerfeation initiator, Irgacure 184, trgacm 651, Irgacure 907, Darocure 1173, Darocure 1116, Darocure 
2959, and the like can be used. As the heat polymerization initiator, peroxides such as bi phenyl peroxide and 
t- butyl peroxide; and a radical generating agent such as AIBN can be used. Moreover, the added amount of 
the polymerization Initiators) is varied depending upon the reactivity of each compound. There is no special 
limit in the present example. It Is preferred that the added amount of the photopolymerizatfon Initiators) is in 
the range of 0.01% to 5% based on the total amount of a mixture of liquid crystal and a light-curable material 
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(containing porymerizable liquid crystalline material). When the added amount Is more than 5%, the phase sep- 
aration speed between the liquid crystal and the polymer Is too high to be regulated. As a result, liquid crystal 
regions become small, the drive voltage is increased, the orientation regulating ability of the orientation film 
on the substrate is decreased, less liquid crystal regions are formed h pixels (liquid crystal regions are formed 
in the masking portions in the case where a photomask is used), and contrast is decreased. In contrast, when 
the added amount is less than 0.01%, the pdymerizable material cannot be sufficiently cured. 

(An orientation fim) 

As a material for the orientation f Im, organic films such as poryimide (SE 150, manufactured by Nissan 
Chemical Industries Ltd.; Cytop, manufactured by Asahi Glass Co.. Ltd., etc.) and Inorganic films such as SfO 
can be used. If required, the orientation film is subjected to a rubbing treatment 

In Example 11, items described in Example 2: A light regulating means such as a photomask. Irradiation 
light etc. can be applicable. 

Example 12 

Example 12 is the case where the response speed and the electrical holding ratio of a non light scattering 
type liquid crystal display device are Increased by taking advantage of the mixture. 

The mixture to be used in the liquid crystal display device of the present example is formed of a liquid 
crystal material, a porymerizable liquid crystalline compound, a photopolymerizable compound, and a photo- 
poiymertzatlon Initiator; or a liquid crystal material, a porymerizable liquid crystalline compound, a heat poly- 
mertzable compound, and a heat polymerization Initiator. 

The liquid crystal material and the pdymerizable liquid crystalline compound are selected so that the prod- 
uct of anisotropy of dielectric constant As L and a polymertzaWe liquid crystal compound Asp (i.e., As L - Asp) be- 
comes negative. The purpose of this condition is that a liquid crystalline polymer Is supported by polymer walls 
when the photo- or heat-poryrnertzable compound and the porymerizable liquid crystalline compound are 
cured. In this structure, the Interfaces between the liquid crystal regions and the polymer walls are driven under 
an applied voltage. When a voltage is not applied, the interaction between the liquid crystalline polymer and 
the polymer walls Is Increased since the end portions (polymertzaWe functional groups) of the liquid crystalline 
polymer and the polymer walls are bonded to each other. Then, the orientation is disturbed between the liquid 
crystalline polymer and the liquid crystal molecules in the liquid crystal regions, so that the liquid crystal mol- 
ecules immediately return to the orientation in a light scattering state. As a result the response speed of the 
liquid crystal display device can be improved. The anisotropy of dielectric constant is an intrinsic property of 
the liquid crystalline functional group and does not change before and after the polymerization reaction, so 
that the anisotropy of the dielectric constant of the poiymerfzable liquid crystalline compound and that of the 
polymerized liquid crystalline compound are the same. Moreover, even In the case where the liquid crystal 
material and the porymerizable liquid crystalline compound which have a fluorine atom(s) and/or a chlorine 
atom(s) in its molecule and have a weak interaction therebetween are used, an element of a charge holding 
type such as a TFT can be applied to the liquid crystal display device due to the chemical stability Inherent in 
these materials without decreasing the electrical holding ratio of the device itself. 

In the case where the polymerizable liquid crystalline compound and the heat pdymerizable compound 
are thermally polymerized in the present example, if a response speed is low, polymerized ends are formed 
in the liquid crystal regions, resulting in the formation of the polymer walls in the liquid crystal regions and 
decreasing contrast Thus, It is preferred that the reaction system and reaction conditions which make the poly- 
merization reaction complete within 10 minutes are selected. 

Hereinafter, materials and the like applicable to the present example will be described. 

(A porymerizable material) 

The respective polymerizable compounds described: A polymer material in Example 11 can be used as 
the photo pdymerizable compound and the heat polymerizable compound. 

(A weight ratio of the liquid crystal material with respect to the pdymerizable compound, etc.) 

The mixed ratio of the liquid crystal material with respect to the polymerizable liquid crystafline compound 
and the photo- or heat-poryrnertzable compound is preferably in the range of 50*0 to 97:3 (weight ratio), more 
preferably in the range of 70:30 to 90:10 (weight ratio). When the mixed ratio of the liquid crystal material Is 
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less than 50% by weight a groat number of polymer walls are formed, remarkably Increasing the drive voltage 
of the liquid crystal display device, resulting In a loss of practicability of the device. When the mixed ratio of 
the liquid crystal material is more than 97% by weight, the physical strength of the polymer walls to be formed 
5 Is decreased, making it difficult to obtain stable performance. Thus, these cases are not preferred. Under the 
condition of the above-mentioned range, it is preferred that the poiymertzabie liquid crystalline compound Is 
made 0.05% or more by weight based on the total weight of the potymerizable liquid crystalline compound and 
the photo- or heat- polymerize ble compound. 

10 (A polymerization initiator) 

A general photo- or heat-polymerization initiator can be used. Examples of the photopolymerization initiator 
include Irgacure 164. Irgacure 651, Irgacure 907. Darocure 1173, Darocure 1116. Darocure 2959. eta Exam- 
ples of the heat potymerizable initiator include peroxides such as benzo peroxide (BPO), t- butyl peroxide; and 

is azo compounds such as azobis(isobutylonitrile) (AIBN). It is preferred that the mixed ratio of the photo- or heat- 
poiymertzabie initiator is in the range of 0.3 to 5% by weight based on the total weight of the liquid crystal ma- 
terial, the poiymertzabie liquid crystalline compound and the photo- or heat-polymerizable compound. When 
the mixed ratio is less than 0.3% by weight, there is a possibility that the polymerization reaction does not 
sufficiently start Thus, this ratio Is not preferred. When the mixed ratio is more than 6% by weight, the phase 

20 separation speed between the liquid crystal and the polymer Is too high to regulate the size of the liquid crystal 
regions; as a result, small liquid crystal regions are formed, increasing the drive voltage. Thus, this ratio is not 
preferred. 

The present example wll be described by way of illustrating Applications. 
25 Application 33 

The liquid crystal display device of Application 33 has the same structure as that shown in Figure 35. A 
method for manufacturing this liquid crystal display device is as follows: 

First, a potymerizable liquid crystalline compound Z (with the anisotropy of dielectric constant As < 0) shown 
30 by the following Formula (6) was prepared In the following manner. 4'-hydroxy-2, 3-drfluorobf phenyl and ex- 
cess 1,10-dibromodecane were etherificated in the presence of calcium carbonate. The resulting ether was 
purified by column chromatography. After that the purified substance was mixed with equbnolar tetramethy- 
lammoniumhydroxypentahydrate, and acrylic acid was added to this mixture to obtain the potymerizable liquid 
crystalline compound Z represented by Formula (6): 

35 




45 Next, the electrode lines 73 and 74 made of ITO (a mixture of indium oxide and tin oxide) were formed on 
the substrates 71 and 72, respectively. In the present application, a PET film with a thickness of 0.25 mm was 
used as the substrates 71 and 72, and the electrode lines 73 and 74 respectively having a width of 200 um 
were formed with an interval of 50 um between each electrode line. The respective number of the electrode 
lines 73 and 74 was 20. Then, the orientation films 75 and 76 were coated so as to cover the electrode lines 

50 73 and 74 by a spin coating method. The orientation films 75 and 76 were subjected to a rubbing treatment In 
one direction. In Application 33, polyirrdde (SE1 50, manufactured by Nissan Chemical Industries Lid.) was used 
as the orientation films 75 and 76. These substrates 71 and 72 face each other wit h spacers having a diameter 
of 6 um sandwiched therebetween so thatthe electrode lines 73 and 74 faced and crossed each other. Thus, 
a liquid crystal cell was formed. 

55 Next, the photomask 79 was placed outside the substrate 72 so that masking portions of the photomask 

79 covered the pixels. Then, 0.85 g of a photopotymerizabie compound, 0.05 g of the potymerizable liquid crys- 
talline compound Z, 4 g of a liquid crystal material, and 0.15 g of a photopolymerization Initiator were homo- 
geneously mixed to obtain a mixture 80. The mixture B0 was Injected into the cell. In Application 33, as the 
photopolymerteable compound, 0.1 g of trimethylol propane tri met hacry late, 0.30 g of 2-ethyihaxyi acrytate, 
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and 0.45 g of isobomyl acrytate were used. As the liquid crystal material, a mixture in which 0.3% of cholesterfc 
rtanonate (CN) was added to ZLL4792 (manufactured by Merck & Co.. Inc., where, the anisotropy of dielectric 
constant is As > O) was used. As the photopoJymerization initiator, Irgacure 184 was used. 
5 Then, the cell was irradiated with UV-rays through the photomask 70 at 10 mW/cm 2 for 5 minutes by using 

a high-pressure mercury lamp which can provide parallel rays, whereby the p hoto pol ymerfca U e compound and 
the porymertzaWe liquid crystalline compound were cured. 

One substrate was peeled off from the other substrate in liquid nitrogen. Then, the liquid crystal material 
was washed away with acetone. A cross-section of the polymer walls was observed by the SEM, revealing 
10 that liquid crystal regions with the same regularity as that of the photomask 79 (i.e., the same regularity as 
that of the pixel distribution) were uniformly formed, each liquid crystal region having almost the same size. 

Two polarizing plates were attached to the cell thus obtained so that the respective polarizing directions 
were aligned with the orientation directions of the corresponding orientation films, whereby a TN liquid crystal 
display device was obtained. 

15 

Comparative Example 30 

Glass with ITO (flint glass with ITO having a thickness of 500 Angstroms, manufactured by Nippon Sheet 
Glass Co., Ltd.) was used as the substrates 71 and 72 of Application 33. A liquid crystal material (ZU-4792 to 
20 which 3% of CN was added, manufactured by Merck & Co., Inc., where the anisotropy of dielectric constant is 
As>0) was Injected Into the liquid crystal cell, whereby a conventional liquid crystal display device which was 
not a polymer dispersed type was manufactured. 

Comparative Example 31 

25 

A liquid crystal display device was manufactured In the same way as in Application 33, except that the 
photomask 70 was not used. 

Table 10 shows a comparison of contrast characteristics obtained in Application 33, and Comparative Ex- 
amples 30 and 31 . Contrast is taken as TofT.*, where T 0 is I ight transrrdttance obtained under no applied voltage 
30 and T_t is light transrrdttance obtained under an applied saturation voltage. Here, light transmitted through a 
liquid crystal panel is detected by a detector with a converging angle of 6°, using a metal halide lamp as an 
optical source, whereby contrast is measured. 



Table 10 



Comparison of contrast characteristics 




Application 33 


Comparative Example 30 


Comparative Example 31 


Contrast 


41 


41 


0 



As is understood from Table 1 9, the liqu id crystal display device of Application 33 has an electro-optic char- 
acteristic comparable to that of the conventional liquid crystal display device of Comparative Example 30. In 
addition, in Application 33, the polymer walls can be formed having a regularity with respect to the pixels by 
using the photomask. Compared with the liquid crystal display device of Comparative Example 31 manufac- 
tured without using a photomask, the number of the interfaces between the polymer walls and the liquid crystal 
regions are greatly decreased, so that light scattering is sufficiently reduced between the polymer walls and 
the liquid crystal regions. 

Application 34 

A liquid crystal cell was formed In the same way as In Application 33, except that glass with ITO (flint glass 
with ITO having a thickness of 500 Angstroms, manufactured by Nippon Sheet Glass Co., Ltd.) was used as 
the substrates 71 and 72 and plastic beads with a diameter of 12 urn were sandwiched as spacers between 
the substrates 71 and 72. 

Then, the photomask 79 was placed in the same way as in Application 3a The mixture 80 was prepared 
in the same way as In Application 33, except that 0.01 g of trlmethylol propane trimethacrylata and 0.08 g of 
Isobomyl acrylate as the photoporymertzable compound, 0.01 g of the poiymerizabie liquid crystalline com- 
pound Z, 0.4 g of ZU-4792 (manufactured by Merck & Co., Ltd., where the anisotropy of dielectric constant Is 
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As > 0) as the liquid crystal material, and 0.015 g of Irgacure 631 as the photopoiymerization Initiator were 
used. Then, the cell was irradiated with UV-rays through the photomask 79 at 40 mW/cm 2 for 2 minutes by 
using a high-pressure mercury lamp, whereby the polymerizable compound and the potymertzable liquid crys- 
5 tailine compound were cured to obtain a liquid crystal display device. 

Comparative Example 32 

A liquid crystal display device was manufactured in the same way as in Application 34, except that a mixture 
10 containing 0.01 g of trimethylol propane trimethacrylata and 0.09 g of Isobornyi acrytate as the photopotymer- 
tzable compound, 0.4 g of 2LI-4792 (manufactured by Merck & Co., Inc., where the anisotropy of dielectric con- 
stant is As > 0) as the liquid crystal material, and 0.015 g of Irgacure 651 as the photopoiymerization initiator 
was used instead of the mixture 80 used In Application 34. 

15 Comparative Example 33 

A liquid crystal d is play device was manufactured in the same way as in Application 34, except t hat a mixture 
containing 0.01 g of trfrnethyloJ propane trlmethacryiate and 0.09 g of isobornyi acryiate as the photoporymer- 
feaWe compound, 0.4 g of E7 (manufactured by Merck & Co., Inc., where the anisotropy of dielectric constant 

50 is As > 0) as the liquid crystal material, and 0.015 g of Irgacure 651 as the photopoiymerization initiator was 
used Instead of the mixture 80 used In Application 34. 

Table 20 shows the results obtained by measuring contrast response speed, and the electrical holding 
ratio of the liquid crystal display device of Application 34 and those of Comparative Examples 32 and 33. The 
contrast is taken as T.*/T 0 (converging angle: 6°) In the same way as In Application 33. The response speed 

25 Is taken as the sum of times t r and t d , where t r is the time required for light fransmittance to change from T 0 
to 0.9 xTma whSe the voltage is increased from 0 to 10 V. when a voltage Is applied to a liquid crystal panel by 
being changed from 0 V->10 V-*0 V; and x d is a tkne required for light transmittance to change from to 0.9 
xT 0 whDe a voltage is changed from 10 V to 0 V, when a voltage is applied to a liquid crystal panel by being 
changed from 0 V-*10 V->0 V. if this value is smaller, the response speed is higher. The electrical holding ratio 

30 is taken as a ratio of the amount of charge retained for 16.5 ms with respect to the Initial charge amount, when 
5 V voltage with a rectangular wave is applied to the liquid crystal panel. For example, when the charge Is not 
leaked out of the liquid crystal panel at all. the electrical holding ratio Is 100%. 



Table 20 



Comparison of electro-optic characteristics 




Application 34 


Comparative Example 32 


Comparative Example 33 


Contrast 


8 


8 




Response speed (ma) 


45 


185 




Electrical holding ratio 
(%) 


98.2 


98.0 


824 



45 

As is understood from Table 20, the liquid crystal display device of Application 34 has a high response 
speed and a satisfactory electrical holding ratio. However, the liquid crystal display device of Comparative Ex- 
ample 32 has a low response speed. In Comparative Example 33, the drive voltage of the liquid crystal display 
device is 20 V or more, so that contrast and a response speed cannot be measured, and its electrical holding 
50 ratio Is not satisfactory. 

Hereinafter, materials and the like applicable to Applications 33 and 34 win be described. 

(A liquid crystal material) 

55 The liquid crystal material described: 

A liquid crystal material In Example 2 can be used. 
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(A polymerizable liquid crystalline compound) 

The polymerizable liquid crystal line compound described: A polymerizable liquid crystalline compound in 
Example 11 can be used. 

In the case where the polymerizable liquid crystal line compound used In the present example has positive 
anisotropy of dielectric constant (As L > 0), a functional group of the compound O represented by Formula (5) 
is positioned so that anisotropy of dielectric constant Asp of the polymerizable liquid crystalline compound be- 
comes negative. Examples of the compound Q having such a functional group include 2-substitution product. 
3-substitution product. 2, ^substitution product, eta of a benzene ring. In the case where the liquid crystal ma- 
terial has negative anisotropy of dielectric constant Asl < 0). a functional group of the compound O is positioned 
so that the anisotropy of dielectric constant Aep of the polymerizable liquid crystalline compound becomes pos- 
itive. Examples of compounds having such afunctional group include 4-substitution product, 3,4,6-substitutlon 
product, 3,4-substitutton product, eta of a benzene ring. When a plurality of functional groups of these substi- 
tution products are present in the same substitution product the kind of a plurality of functional groups is not 
limited to one. Moreover, in eft her of t he above-mentioned cases, only one kind of the polymerizable liquid crys- 
talline compound can be used or a plurality of the polymerizable liquid crystalline compounds can be used. 
When the polymerizable liquid crystalline compound having the above-mentioned structure is polymerized, a 
liquid crystalline polymer obtained as a result of the polymerization has a liquid crystalline functional group LC 
in liquid crystal regions and a polymerizable functional group Aln polymer walls, whereby the liquid crystalline 
polymer is fixed on the polymer walls. 

(Conditions for selecting a liquid crystal material and a polymerizable liquid crystalline compound) 

It is preferred In terms of compatibility that the liquid crystal material and the polymerizable liquid crys- 
talline compound are selected so that respective portions exhibiting liquid crystallinity are simiar to each other. 
In particular. In the case where a liquid crystal material of a fluorine type and/or a chlorine type, which has an 
Intrinsic chemical environment is selected, it is preferred to select a polymerizable liquid crystal! Ine compound 
of a fluorine type and/or a chlorine type. 

Application 35 

First 0.1 g oft he polymerizable liquid crystalline compound Z of Application 33 and 0.01 gof benzoperoxide 
(BPO) were dissolved in toluene, followed by being polymerized at 1 00°C for 2 hours. Then, et hand was added 
to this mixture to obtain a polymer. The polymer thus obtained was washed with etna no! to obtain a liquid crys- 
talline polymer 27 (which Is a polymer of the polymerizable liquid crystalline compound Z). 

Next 2 g of E8 (manufactured by Merck & Co., Inc., where the anisotropy of dielectric constant is As > 0) 
and 0.01 g of the liquid crystalline polymer Z as a liquid crystal material, and 0.5 g of poly methyl methacrylatB 
(PMA. manufactured by Asahi Kasei Kogyo K.K.) as a polymer other than the liquid crystalline polymer were 
dissolved in chloroform, whereby a solution with a solute concentration of 15% by weight was prepared. This 
solution was coated onto the substrate 71 by a bar coating method, followed by being dried to form a film with 
a thickness of 12 to 13 jim. After that the substrate 72 was placed on the substrate 71 to obtain a liquid crystal 
panel. In Application 35, glass with ITO (flint glass with ITO having a thickness of 500 Angstroms, manufactured 
by Nippon Sheet Glass Co.. Ltd.) was used as the substrates 71 and 72. 

Comparative Example 34 

A liquid crystal display device was manufactured in the same way as in Application 35, except that the 
liquid crystalline polymer T was not used. 

Table 21 shows the results obtained by measuring contrast and response speed of the liquid crystal display 
devices of Application 35 and Comparative Example 5. The response speed is measured in the same way as 
in Application 34, except that the 1 0 V voltage in Application 34 is made 20 V. The contrast is measured in the 
same way as in Application 33. 
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Table 21 



Comparison of electro-optic characteristics 




Application 35 


Comparative Example 34 


Contrast 


70 


69 


Response speed (ma) 


53 


202 



As b understood from Table 21, the liquid crystal display device of Application 35 has satisfactory contrast 
and a high response speed. On the other hand, the liquid crystal display device of Comparative Example 34 
has a low response speed. 

In the manufacturing of the liquid crystal display device of Application 35, a mixture to be coated onto one 
substrate Is formed from a liquid crystal material, a pofymertzable liquid crystalline material, and a solvent which 
homogeneously dissolves the liquid crystal material and the pdymertzaWe liquid crystalline material. After this 
mixture Is coated onto one substrate, the solvent is removed by evaporation from the mixture. 

In Application 35, a liquid crystal material and a liquid crystalline polymer which satisfy the same conditions 
as those applied to the liquid crystal material and the polymerizabfe liquid crystalline compound In Applications 
33 and 34 were used. Examples of the liquid crystal material used in Application 35 include E7 and E8 (man- 
ufectured by Merck & Co., Inc.). Examples of the liquid crystalline polymer used in Application 35 include poly- 
mers having a liquid crystalline functional group attracted to a side chain, which are disclosed in Japanese Laid- 
open Patent Publication No. 3-195796. Preferably, polymerized liquid crystalline compounds used for manu- 
facturing the liquid crystal display device of Application 33 can be used. 

Examples of the solvent include chl o roform, toluene, xylene, and cyclohexane. It is preferred that the sol- 
vent is mixed in an amount in the range of 0.01 to 10% by weight 

In addition to the above-mentioned pdymenzable liquid crystalline compounds, if required, it is possible 
to add polymers such as polystyrene, polyvinyl alcohol, polyvinyl acetate, methyl polymet h acryiate, nfrocel- 
luiose, polycarbonate, polyp he nyiene oxide, potymethyi met hacry late (PMMA), etc for the purpose of improv- 
ing the physical strength of the polymer walls. In Application 35, potymethyi methacryiate is added. It is pre- 
ferred that the mixed ratio of the polymer for improving the physical strength of the polymer walls is 0.1% by 
weight based on the total weight of the liquid crystalline polymer and the polymer for improving the physical 
strength of the polymer wails. 

A liquid crystal display device with a structure in which the liquid crystal is confined In the polymer walls 
(or the liquid crystal is partially partitioned by the polymer walls) can be obtained by sandwiching the liquid 
crystal cell of the present example by two polarizing plates. This liquid crystal display device can be applied 
to conventional display systems such as TN, STN, FLC (SSF) and ECB systems. In addition, in the present 
example, a large screen and a substrate in a film shape are made possible. 

In Example 12, items described in Example 2: A light regulating means such as a photomask, Irradiation 
light, etc. can be applicable. 

Example 13 

In Example 13, peeling phenomenon between the substrate and the polymer dispersed liquid crystal ma- 
terial , which has been a problem in a conventional polymer dispersed liquid crystal display device, is prevented, 
response speed is made high, and hysteresis is reduced by decreasing monomers remaining in a liquid crystal 
display device. 

First, a mixture injected between teeing substrates is Irradiated with UV-rays. The mixture contains a liquid 
crystal material, a photosetting compound, a photopolymerlzatton initiator, and a radical generating agent Due 
to this, a display medium in which liquid crystal droplets are dispersed in polymer walls can be obtained. After 
that, the display medium Is heated to thermally decompose the radical generating agent As a result, a radical 
Is generated from the radical generating agent, and a remaining monomer before heating Is polymerized by 
the radical to decrease the remaining monomer. 

The polymer dispersed liquid crystal display device of Example 13 has the same structure as that shown 
In Figure 35. This device Is manufactured as follows: 

First, the electrode lines 73 and the orientation fUm 75 are formed on the substrate 71, and the electrode 
lines 74 and the orientation film 76 are formed on the substrate 72. Alternatively, the substrates 71 and 72 
which have the above-mentioned structures are provided. 
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Next, the substrates 71 and 72 are layered on top of the other so that the orientation films 75 and 78 are 
made to face each other, and a homogeneous mixture containing a liquid crystal material, a polymerizable com- 
pound, a photopolymerizatfon biitiator. and a radical generating agent Is injected between the substrates 71 
5 and 72. 

Then, a photomask having a dot pattern as shown in Figure 43 Is placed on one of the substrates 71 and 
72. Under this condition, the mixture is irradiated with UV-rays through the photomask. The photomask have 
masking portions corresponding to crossed regions of the electrode lines 73 and 74. Because of the. the poly- 
merizable compound is cured, and a phase separation occurred between the liquid crystal and the polymer. 

10 As a result, a display medium In which the liquid crystal regions 78 are partitioned by the polymer walls 77 is 
formed between the substrates 71 and 72. The liquid crystal regions 78 are formed In regions corresponding 
to the masking portions. At this time, the size of the liquid crystal regions 78 can be regulated by adjusting 
the light-irradiated regions. 

Then, the display medium is heated to thermally decompose the radical generating agent Due to this, a 

15 radical is generated from the radical generating agent and a remaining monomer before heating Is polymerized 
by the radical, whereby the remaining monomer Is decreased. Thus, the polymerization ratio is increased. 

Thus, in the present example, the mixture injected between the facing substrates 71 and 72 is irradiated 
with UV-rays to obtain a display medium In which the liquid crystal regions 78 are dispersed in the polymer 
walls 77. After that the remaining monomer is polymerized by heating. Thus, the remaining monomer can be 

20 reduced. In the present example, the peeling between the substrates 71 and 72 and the polymer dispersed 
liquid crystal material, which is considered to be caused by the remaining monomer can be prevented. More- 
over, the response speed and hysteresis can be Improved. 

It Is preferred that the percentage of the remaining monomer (remaining monomer ratio Z) is 10% or less. 
More preferably, the ratio is in the range of 0.5% to 5%. Here, the remaining monomer ratio Z Is calculated by 

25 the following equation: 

Remaining monomer ratio Z = (X/Xo)x 100 
where X is a ratio of the light absorption of >C=C< (in the vicinity of 800 and 1600 crrr 1 ) to the photopolymer- 
izable material and the light absorption of a carbon yl group (in the vlcln It y of 1 700 cmr 1 ) of an ester in an Infrared 
absorption spectrum of the polymer material obtained by excluding the liquid crystal material from the polymer 
30 dispersed liquid crystal material; and Xo is a ratio of the light absorption of >C=C< (In the vicinity of 800 and 
1800 cmr 1 ) in the photopol ymerkable material and the light absorption of a carbonyl group (in the vicinity of 
1700 crrr 1 ) of an ester before the polymerization in an infrared absorption spectrum of the polymer material 
obtained by excluding the liquid crystal material from the polymer dispersed liquid crystal material. 

The photo potymerizable material which is generally used is acryfate or methacrylate derivatives. In the 
35 above equation. Xo is almost constant so that Xo = 3 is used in the present example. 

The reason why the remaining monomer ratio Z should be 10% or less is as follows: 
When a polymer dispersed liquid crystal display device is manufactured only by general photo polymeri- 
zation, the remaining monomer ratio exceeds 10%. When a great amount of multifunctional monomer is used, 
a network structure of the polymer material develops to increase the amount of monomer remaining in the 
40 network structure and the amount of contracted polymer material. Thus, the peeling and the like are caused 
between the substrate and the porymer dispersed liquid crystal material. In contrast, when the remaining mono- 
mer ratio is less than 0.5%, peroxides used in the present example should be added in a great amount As a 
result there is a possibility that the liquid crystal material is deteriorated, decreasing reliability. 
Hereinafter, materials and the like applicable to the present example will be described. 

45 

(A liquid crystal material) 

The liquid crystal material described: A liquid crystal material of Example 2 can be used. More preferred 
examples include compounds having a photopoiymerizable group such as a methacrylate group or an acrylate 
so group and a thermosetting group such as an Isocyanate group or an epoxy group. Specific examples Include 
2-isocyanateethyt acrylate. 2-isocyanateethyi methacrylate. and a compound represented by the following 
Formula (7): 



CH 2 -CH-C-CH 2 - ( CH 2 ) 7 -CH-CH- ( CH 2 ) 7 -CT 3 ... (7) 
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(A polymerizable liquid crystalline material) 

The liquid crystal material described: A polymerizable liquid crystalline compound of Example 11 can be 
used. 

The polymerizable liquid crystalline material is added for the purpose of making clearthe phase separation 
and increasing response speed. Examples of the polymerizable liquid crystal ine material include compounds 
having in its molecule a polymerizable functional group such as an acrylate group and a methacryiate group 
and a rigid functional group exhibiting liquid cryst&rilinity. 

It is preferred in terms of compatibility that the liquid crystal mate rial and the liquid crystalline compound 
having a polymerizable functional group in its molecule are selected so that the respective portions of the liquid 
crystal material and the liquid polymerizable crystalline compound, exhibiting liquid crystallinlty are similar to 
each other. In particular, in the case of liquid crystal materials of a fluorine type and/or a chlorine type which 
have specific chemical envfronment, it is preferred to select a liquid crystalline compound having a polymer- 
izable functional group of a fluorine type and/or a chlorine type. 

In the case where ferroelectric liquid crystal is used, it is preferred to use a polymerizable compound having 
ferroelectric liquid crystal in its molecule in order to form a stable smectic phase. 

Regard frig the weight ratio of a compound having liquid crystallinlty and a polymerizable non-liquid crys- 
tal! Ine compound, it is preferred that the percentage of the compound having liquid crystallin&y Is 0.5% or more. 
In particular, In the case where ferroelectric liquid crystal Is used, two regions (i.e., low molecular liquid crystal 
regions and polymer liquid crystal regions) are formed by making the amount of compound having liquid crys- 
tallinlty 1 00%. Moreover, a voltage is used so as to drive the respective compounds (i.e., low molecular liquid 
crystal and polymer liquid crystal regions). In this way, a ferroelectric liquid crystal display device capable of 
performing a tone display can be manufactured. 

(Weight ratio of liquid crystal and a polymerizable compound) 

Same as that of Example 11. 

(Structure of a polymer dispersed liquid crystal display device) 

A structure in which a liquid crystalline compound (polymer) is fixed on polymer walls is preferred for mak- 
ing dear the phase separation and increasing the response speed. Due to this structure, the interfaces be- 
tween the liquid crystalline and the polymer walls are driven by the application of a voltage. Under no applied 
voltage, the interaction between the liquid crystalline polymer and the polymer walls is increased, since the 
liquid crystal and the liquid crystalline polymer are bonded to each other. Thus, the response speed (t,) under 
an applied voltage and the response speed (td) under no applied voltage can be improved. In the case of fer- 
roelectric liquid crystal, because of the regulating abBity of vertical polymer waJ Is aa well as the regulating ability 
of the substrate subjected to an orientation treatment, the orientation state is stabilized and shock resistance 
is improved. Moreover, a charge holding type element such as a TFT can be applied to the device without de- 
creasing the electrical holding ratio of the entire device by using liquid crystal molecules having fluorine and/or 
chlorine atom(s) in their molecules, because the liquid crystal molecules have chemical stability. 

(A photopotymerization initiator or a catalyst) 

As a photopotymerization initiator, Irgacure 184, lrgacure 651. irgacure 907, Darocure 1173, Darocure 
1116, Darocure 2959, eta can be used. The amount of the photopolymerization initiator is preferably in the 
range of 0.3% to 5% based on the total amount of the liquid crystal and the polymerizable compound. When 
the amount is less than 0.3%, sufficient photopolymerization reaction Is not conducted; and when the amount 
is more than 5%, the phase separation between the liquid crystal and the polymer is conducted too fast to be 
regulated, forming smaller liquid crystal regions and increasing the drive voltage. 

(A radical generating agent) 

The radical generating agent generates a radical by being heated. Examples of the radical generating agent 
include peroxides having a -O-O- bond in molecules such as BPO, t-butyl peroxide, and lauryi peroxide; and 
azo compound liquid crystal having a -N=N- bond in molecules such as azobis(isobutyronitiile) (AIBN). It is 
preferred that the radical generating agent is added in an amount of 0.1 to 10% to the mixture of the photo- 
polymerizabte material and the photopolymerization initiator. When the added amount of the radical generating 
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agent is less than 0.1%, little effects of curing the remaining monomer after being irradiated with light are ob- 
tained; and when the added amount thereof Is more than 10%, damage to the liquid crystal materia) is great 
decreasing reliability. 

6 The present example is applied to a non light scattering type; however, the present example is not limited 

thereto and can be applied to a light scattering type. Figure 46 shows a liquid crystal display device of a light 
scattering type. In this liquid crystal display device, two substrates 131 and 132 having electrode lines 133 
and 134, respectively are made to face each other. Between the substrates 131 and 132, a plurality of liquid 
crystal droplets 137 are dispersed in the polymer walls 138. The liquid crystal droplets 137 are randomly dis- 

10 posed, each of the droplets 137 having nonuniform size. 

Hereinafter, the present example will be described by way of illustrating Applications. 

Application 36 

is First, two flint glasses (manufactured by Nippon Sheet Glass Co., Ltd.) having ITO (a mixture of Indium 
oxide and tin oxide) for electrodes with a thickness of 500 Angstroms were prepared as a substrate with a thick- 
ness of 1.1 mm. Then, the two flint glasses were disposed so that the respective ITO surfaces faced each 
other wit h spacers with a diameter of 12 jun sandwiched therebetween. Thus, a ceil was formed. 

Next, a mixture for a display medium was Injected into the cell. The mixture homogeneously contained 02 
20 g of (R-664, manufactured by Nippon Kayaku K.K.), 0.35 g of 2-ethyl hexyl acrytate. 0.45 g of isobornyl acryf ate, 
4 g of a liquid crystal material (ZU-4792, manufactured by Merck & Co., Inc.), 0.05 g of a photopolymertzation 
intiator (Irgacure 1 84), and 0.05 g of lauroyl oxide (laurox, manufactured by Kayaku Akuzo Co., Ltd.) as a radical 
generating agent (e.g., peroxide). 

Next, the cell thus obtained was irradiated with UV-rays at 40 mW/cm 2 for one minute by using a hfgh- 
28 pressure mercury lamp, whereby the poJymerizable compound was cured. 

Finally, the cell was allowed to stand in an atmosphere, for example, at 60°C for 50 hours, whereby a heat 
treatment was conducted. In this way, a liquid crystal display device of the present invention was manufactured. 

Comparative Example 35 

30 

A cell was formed in the same way as in Application 36. and a polymer dispersed liquid crystal display 
device was manufactured by using a material obtained by excluding the radical generating agent from the mix- 
ture used in Application 36. 

Table 22 show electro-optic characteristics and a remaining polymer ratio of the liquid crystal display de- 

35 vice of Application 36, before and after the heat treatment, together with a peeling state of the cell after the 
heat treatment Table 22 also shows the results of Comparative Example 35 formed by heat treatment at 80°C 
for 4 hours. The electro-optic characteristics include a drive voltage, hysteresis, response speed, and a elec- 
trical holding ratio. The drive voltage is a voltage value at which a transmittance change is saturated. The hys- 
teresis is the difference between the voltage in the case where transmittance is changed by 50% while the 

40 voltage increases and the voltage in the case where transmittance is changed by 50% while the voltage de- 
creases. The response speed is the total time required for the transmittance to be changed by 90% (Le., a sum 
of a time required when the transmittance is changed by 90% wtifle voltage increases and a time required when 
the transmittance is changed by 90% while voltage decreases). The electrical holding ratio is the ratio of charge 
retained for 16.5 ms. In the item for the Peeling state, a mark o shows no change after the heat treatment; 

45 and a mark x shows that peeling has occurred in the vicinity of the seal. Moreover, the remaining monomer 
ratio is measured as follows: 

One substrate of the cell is peeled off from the other substrate. The polymer dispersed liquid crystal ma- 
terial on the substrate is peeled off and mixed with KBr. Then, the mixture is measured, based on an infrared 
absorption spectrum. 

80 
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Table 22 





Application 36 


Comparative Example 35 


Before heat 
treatment 


After heat treatment 


Before heat treatment 


After heat treatment 


Drive voltage 
(V) 


12 


12 


12 


12 


Hysteresis (V) 


0.3 


0.1 


0.3 


0.3 


Response 
speed (ma) 


95 


38 


98 


92 


Electrical hold- 
ing ratio (%) 


97 


97 


97 


97 


Remaining 
monomer ratio 

<%) 


13 


4 


14 


14 


Peeling state 




O 




X 



As Is understood from Table 22. in the case of Application 36, the drive voltage and the electrical holding 
ratio are almost the same as those of a conventional liquid crystal display device (Comparative Example 35). 
The hysteresis, response speed, remaining monomer ratio, and peeling state are improved, compared with the 
conventional prepared liquid crystal display device. 



Application 37 

First, as shown in Figure 35, two substrates 71 and 72 were prepared. In the respective substrates 71 and 
72. electrode lines 73 and 74 were formed on a PET fDm with a thickness of 100 jim. The electrode lines 73 
and 74 were disposed with an interval of 50 |im between lines, and each side length of the electrode lines 73 
and 74 were 200 \im. The number of the electrode lines 73 and 74 was 20. Then, a potyimide film was formed 
on the respective substrates 71 and 72 using SE150 (manufactured by Nissan Chemical Industries Ltd.) as 
orientation films 75 and 76, and the potyimide films were subjected to a rubbing treatment in one direction by 
using a nylon cloth. 

Then, the two substrates 71 and 72 subjected to the rubbing treatment were made to face each other so 
that the respective electrode lines 73 and 74 crossed each other at right angles with spacers having a diameter 
of 6 |im sandwiched therebetween. Thus, a ceil was formed. 

The photomask shown in Figure 43 was placed on the cell so that the masking portions 111 of the pho- 
tomask covered the pixels, and a mixture was injected into the cell. The mixture homogeneously contained 
0.1 g of trimethylol propane trimethacryiate. 0.35 g of 2-ethyihexyl acryiate, 0.45 g of isobornyl acrylate, 4 g 
of a liquid crystal material (ZU-4792. manufactured by Merck A Co., Inc.) to which 0.3% of cholesteric nanonate 
(CN) was added, 0.05 g of a photopolymerization initiator (Irgacure 184). and 0.05 g of a radical generating 
agent (e.g., peroxide). 

The cefl thus obtained was Irradiated through the photomask with UV-rayg at 10 mW/cm 2 (the Intensity 
of UV-rays measured at 365 nm) for 5 minutes by using a high-pressure mercury lamp which can provide par- 
allel rays, whereby the poJymerizable compound was cured. After that, the cell was heat-treated at 60°C for 
10 hours. 

One substrate of another ceQ formed in the same way as the above was peeled off from the other sub- 
strate. Then, the liquid crystal material was washed away from the substrate with acetone. A horizontal cross- 
section of the polymer walls on the substrate was observed by the SEM, revealing that liquid crystal regions 
with the same regularity as that of a dot pattern of the photomask (i.e., the same regularity as that of pixels) 
were uniformly formed, each liquid crystal region having almost the same size. Since some of the liquid crystal 
regions were damaged during the formation of the sample. 20 liquid crystal regions which had the most ex- 
cellent regularity were selected for observation. 

Finally, polarizing plates were attached to the cell so that the respective polarizing directions were aligned 
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with the orientation directions of the corresponding orientation farm, whereby a polymer dispersed TN display 
device was manufactured. 

Comparative Example 36 

A cell was formed by using glass with ITO having a thickness of. for example, 500 Angstroms (flint glass, 
manufactured by Nippon Sheet Glass Co., Ltd.) and using only the same liquid crystal material as that of Ap- 
plication 37. Polarizing plates were attached to the cell in the same way as in Application 37, whereby a con- 
ventional TN liquid crystal display device was manufactured. 

Comparative Example 37 

A TN type eel was formed in the same way as in Application 37. Then, a mixture of the same liquid crystal 
as that of Application 37 and a photosetting material excluding the porymerizable compound having a liquid 
crystalline functional group was injected into the cell, and the cell was irradiated with UV-rays in the same 
way as in Application 37 without using a photomask. Thus, a polymer dispersed liquid crystal display device 
was manufactured. 

Table 23 shows the contrast and peeling state of the liquid crystal display device of Application 37 and 
those of Comparative Examples 36 and 37. 



Table 23 





Application 37 


Comparative 


Comparative 


Contrast 


39 


41 


9 


Peeling state 


o 




X 



As is understood from Table 23, the liquid crystal display device of Application 37 had an electro-optic char- 
acteristic comparable to that of Co mpar ative Example 36. Moreover, in Application 37, a film substrate can be 
used, and contrast is increased due to less light scattering in the pixels, compared with the conventional poly- 
mer dispersed liquid crystal display device (Comparative Example 37). Furthermore, in Application 37, almost 
no peeling occurred between the substrate and the polymer dispersed liquid crystal material. 

Application 38 

First, two substrates subjected to a uniaxial o rie nt ati on treatment in the same way as in Application 37 were 
made to face each other with silica beads having a diameter of 2 urn sandwiched therebetween so that the 
respective rubbing directions were aligned. Thus, a cell was formed. 

A mixture was injected into the cell thus obtained. The mixture homogeneously contained 0.01 g of tri me- 
thyl oJ propane trimethacrytate, 0.025 g of lauryl acrytate, 0.025 g of isobomyl acryiate, 0.4 g of a ferroelectric 
liquid crystal material (ZU-4003, manufactured by Merck & Co., Inc.), 0.05 g of a p hotopol ymeriza tion initiator 
(Irgacure 184), and 0.05 g of a radical generating agent (e.g., lauroyl peroxide). 

Then, the photomask which was the same as that of Application 36 was placed on the cell. The cell was 
Irradiated with UV-rays through the photomask at 10 mW/cm 2 (the intensity of UV-rays at 365 nm) for 5 minutes 
by using a high-pressure mercury lamp which can provide parallel rays, whereby the pdymerizable compound 
was cured. 

Comparative Example 38 

A cell was formed in the same way as In Application 38. Then, the ferroelectric liquid crystal (ZU<4003) 
was injected into the cell, whereby a liquid crystal display device was manufactured. 

Comparative Example 39 

A cell was formed In the same way as In Application 38. Then, the same mixture as that of Application 38 
containing the liquid crystal and the photosetting compound was Injected Into the cell. The cell was irradiated 
with UV-rays In the same way as In Application 36 without using a photomask, whereby a polymer dispersed 
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liquid crystal display device was manufactured. 

Table 24 shows contrast and the results of an Impact test of the liquid crystal display device of Application 
38 and those of Comparative Examples 38 and 39. The impact test was conducted by dropping the cell from 
5 the height of 50 cm to rubber and inspecting the change in the orientation state. A mark O shows that the 
orientation is slightly disturbed in the boundary regions between the liquid crystal and the polymer causing 
no practical problems: and a mark x shows that the orientation was disturbed in the pixels. This shows problems 
for practical use. 



Table 24 





Application 38 


Comparative Example 38 


Comparative Example 39 


Contrast 


38 


40 


8 


Impact test 


o 


X 





As is understood from Table 24, in Comparative Example 39, the liquid crystal molecules are not sufficiently 
aligned and contrast Is low. As to the impact test, the liquid crystal display device of Comparative Example 39 
cannot be evaluated since the liquid crystal molecules are not sufficiently aligned from the beginning. In Conv 
20 parative Example 38, contrast Is satisfactory, however, the result of the impact test is not good. In contrast, in 
Application 38, contrast is satisfactory and there is no problem with the orientation state In the impact test 

In Example 13, items described in Example t. A light regulating means such as a photomask. Irradiation 
light, etc can be applicable. 

25 Example 14 

Example 14 is the case where the phase separation between liquid crystal and a polymer is conducted 
without a photomask so that the liquid crystal and the polymer are not mixed with each other, and each liquid 
crystal region Is disposed with respect to pixel (s). 
30 Hereinafter, the present example will be described by way of llustrating Applications. 

Application 39 

A method for manufacturing a polymer dispersed liquid crystal display device including the step of irra- 
35 dieting light in a linear shape to each portion other than pixels will be described. 

Figure 47 is a cross-sectional view showing one step of a method for manufacturing the polymer dispersed 
liquid crystal display device of Application 39. Figure 48 tea perspective view of the liquid crystal display device 
shown in Figure 47. 

First, linear electrodes 142 formed of ITO (a mixture of indium oxide and tin oxide) were formed on two 
40 substrates 141. In Application 38, as the substrate 141, flint glass with a thickness of 1.1 mm and a side of 
300 mm (manufactured by Nippon Sheet Glass Co., Ltd.) was used. The linear electrodes 142 had a thickness 
of 500 Angstroms and a width of 20 Opm and were d is posed with an interval of 50 urn therebetween. The num- 
ber of the linear electrodes 142 on each substrate was 1000. 

Next, pofyimide (SE-150, manufactured by Nissan Chemical Industries Ltd.) was coated onto the sub- 
45 strates 141, on which the linear electrodes 142 were formed, by a spin coating method. The substrates 141 
thus obtained were heat-treated to form orientation films. After that, the orientation films were subjected to a 
rubbing treatment in one direction by using a nylon cloth. Then, the two substrates 141 were made to face 
each other with spacers having a diameter of 6 urn sandwiched therebetween. At this time, the linear electro- 
des 142 on the respective substrates 141 crossed each other at right angles. Thus, a liquid crystal cell 144 
80 was formed. 

Next, a homogeneous mixture containing 0.1 g of trimethytol propane trimethacrylate, 0.4 g of 2-ethyihexyi 
acrytate and 0.5 g of teobornyi acrylate (as a photopolymerfzable compound); 4 g of a mixture in which 0.3% 
of chdesterfc nanonate was added to ZLI-3700-000 (manufactured by Merck & Co., Inc.) (as liquid crystal); 
and 0.1 g of Irgacure 184 (as a photopolymarlzatton Initiator) was injected Into the liquid crystal cell 144. 
85 Crossed regions In which the linear electrodes 142 on the respective substrates 141 crossed each other with 
the mixture sandwiched therebetween became pixels 147. 

Then, as shown in Figure 47, portions (La, non-pixel portions 145) excluding the pixels 147 were succes- 
sively Irradiated with a He-Cd laser beam as a linear light by a beam expander. As a result, the photopotyrner- 
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Kzable compound in the mixture was cured to form polymer walls 148. 

As shown in Figure 4ft. the non-pixel portions 145 were formed of a plurality of non-pixel portions 145a 
aligned in a vertical direction and a plurality of non-pixel portions 145b aligned in a horizontal direction. First 

5 of all, as shown In Figure 48. the non-pixel portions 145a (which were aligned in parallel in one direction) were 
successively irradiated with light from the end of the cell for 5 minutes each. Then, the non-pixel portions 145b 
(which crossed the non-pixel portions 145a) were successively Irradiated with light for 5 minutes each in the 
same way. After that, a phase separation occurred between the liquid crystal and the polymer, whereby the 
polymer walls 148 were formed in the light-irradiated regions. 

10 One substrate of the liquid crystal cefl thus obtained was peeled off from the other substrate. Then, the 
liquid crystal material was washed away with acetone. A cross-section of t he polymer walls 1 48 were observed 
by the SEM, revealing that the liquid crystal regions with the same regularity as that of the pixels were uni- 
formly formed, each liquid crystal region having almost the same size, and the polymer walls with regularity 
were formed. 

is Polarizing plates were attached to the ceil thus formed so that each polarizing direction was aligned with 
the orientation of the cell, whereby a polymer dispersed liquid crystal display device was obtained. 

The transmittance of light passed through the liquid crystal display device under no voltage applied and 
the transmittance of light passed through the device under an applied 10 V voltage were measured. The ratio 
of the respective light transmittance. I.e., (light transmittance under an applied voltage)/(1ight transmittance un- 

20 der no applied voltage) was calculated to obtain contrast The contrast of Application 39 was 38. When the 
liquid crystal display device was raised, non display irregularity was observed. 

In Application 39, all of the non-pixel portions 145 were Irradiated with light, whereby each liquid crystal 
region was formed In each pixel. However, the present invention is not limited thereto. If it is desired to form 
each liquid crystal region in a plurality of adjacent pixels 147, the non-pixel portions 145 can partially be bra- 

25 dieted with light 

Application 40 

A method for manufacturing a surface stablized ferroelectric liquid crystal (SSFLC) display device indud- 
30 Ing the step of irradiating light In a spot shape to each portion other than pixels. Figure 49 is a cross-sectional 
view showing one step of the method for manufacturing the surface stabilized ferroelectric liquid crystal 
(SSFLC) display device of Application 49. Figure 50 is a perspective view of the liquid crystal display device 
shown in Figure 49. 

First, linear electrodes 142 formed of ITO with a thickness of 1000 Angstroms were formed on two sub- 
35 strafes 141 by a wet etching method. Next, poiyimide with a thickness of 500 Angstroms was coated onto the 
substrates 141, on which the linear electrodes 142 were formed, by a spin coating method. The substrates 
141 thus obtained were heated at 200°C for one hour to form orientation films. After that, the orientation films 
were subjected to a rubbing treatment in one direction. Then, the two substrates 141 were made to face each 
other with SiO beads having a diameter of 1 .7 um sandwiched therebetween. At this time, the linear electrodes 
40 142 on the respective substrates 141 faced and crossed each other at right angles, and the rubbing directions 
of the respective substrates 141 were aligned. Thus, a liquid crystal ceil 144 was formed. 

Next, a homogeneous mixture containing the same photopofymerizable compound as that of Application 
39, a liquid crystal material (ZU-423 7-000, manufactured by Merck & Co., Inc.), and 0.1 g of a photoporymer- 
ization initiator (Irgacure 184) was injected into the liquid crystal cell 144, under the condition that the mixture 
45 exhibited an Isotropic liquid crystal phase at ordinary pressure. 

Then, as shown in Figure 49, the cell was irradiated with a He-Cd laser beam, while non-pixel portions 
145 were point-scanned. As shown in Figure 50, the non-pixel portions were formed of non-pixel portions 145c 
in a dot shape. 

First of all, as shown in Figure 50, the non-pixel portion 145c situated at the end of the substrate 141 was 
so irradiated with light in a spot shape, and then the other non-pixel portions 145c were scanned at a speed of 
1 mm/min. After that, the phase separation occurred between the liquid crystal and the polymer, whereby poly- 
mer waQs 148 were formed in the light-irradiated regions. 

Polarizing plates were attached to the cell in the same way as in Application 39 so that each polarizing 
direction was aligned with the orientation of the cell, whereby a liquid crystal display device was obtained. 
35 in Application 40, all of the non-pixel portions 145 were Irradiated with light whereby each liquid crystal 

region Is formed in each pixel. The present invention Is not limited thereto, if ft is desired that each liquid crystal 
region be formed in a plurality of adjacent pixels, the non-pixel portions 145 can partially be irradiated with 
light 
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Application 41 

A method for manufacturing a surface stabilized ferroelectric liquid crystal (SSFLC) display device wfll be 
5 described. This method Includes the steps of forming an insulating film on linear electrodes provided on one 
transparent substrate and irradiating light to a portion of a mixture which is not covered wit h the insulating film. 
Figure 51 Is a cross-sectional view showing one step of the method for manufacturing the surface stabilized 
ferroelectric liquid crystal (SSFLC) display device of Application 41. 

Linear electrodes 142 were formed on two substrates 141 in the same way as in Application 40. Then, an 
10 insulating flm 1 46 (refractive index: 1 .4) formed of OCD (manufactured by Tokyo Ohyo Kagaku Co., Ltd.) was 
formed only on the linear electrode 142 provided on one substrate 141. The refractive index of the linear elec- 
trode 142 was 1 .5. Then, the same steps as t hose of Application 40 were used to form a liquid crystal cell 144. 
The same mixture as that of Application 40 was injected into the cell. 

Next, as shown In Figure 51, parallel rays (UV-rays) were irradiated through toluene in a container 148 to 
16 the substrate 141 on which the insulating film 146 was formed at an incident angle of 60°. In this case, since 
light was passed through non-pixel portions 145, the photopolymerizable compound contained in the mixture 
was cured. In pixels 147, a double structure including the linear electrode 142 and the insulating fim 146 was 
formed, so that light was reflected from the interface between the linear electrode 142 and the insulating film 
146. Thus, In the pixels 147, a photosettlng reaction was not conducted. Because of this, the photopotymer- 
20 bable compound was selectively cured with regularity, and phase separation occurred between the liquid crys- 
tal and the polymer, whereby polymer walls 148 were formed only In the non-ptxel portions 145. In application 
41 , t he cell was irradiated with UV-rays at 1 0 mW/cm? for 1 0 minutes by using a high-pressure mercury lamp 
which can provide parallel rays. 

Polarizing plates were attached to the cell in the same way as in Application 39, whereby a liquid crystal 
25 display device was obtained. 

Tables 25 and 26 show the results obtained by measuring shock resistance, using the I Iquid crystal display 
devices of Applications 40 and 41 . The disturbance of the liquid crystal molecules orientation was checked in 
a pressure test by applying a load of 5 kgf/cm 2 at a speed of 0.5 mm/min and in a drop test by allowing the cell 
to drop by its own weight from a height of 5 cm to a floor. 

30 

Table 25 



Results of a pressure test 




Evaluation 


Application 40 


Partial disturbance of the orientation was found in the entire region to which a pros- 
sure was applied. 


Application 41 


Partial disturbance of the orientation was found in the entire region to which a pres- 
sure was applied. 



Table 26 



Drop test 




Evaluation 


Application 40 


No disturbance of the orientation was found. 


Application 41 


No disturbance of the orientation was found. 



As la understood from Tables 25 and 26, the liquid crystal display devices of Applications 40 and 41 have 
satisfactory durability of their liquid crystal, and the cell thickness can be maintained with precision. 
Hereinafter, materials and the like applicable to the present example will be described. 

55 

(An optical source used for light irradiation) 

In the case of irradiating light over the entire surface of the substrate, a mercury lamp is used. In the case 
of Irradiating light to part of the surface of the substrate, a He-Cd laser, an excimer laser, and a dye laser can 
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boused. 

The materials described: A polymer material, A liquid crystal material, and A p hotopoiy mertzation initiator 
in Example 2 can be used In the present example. 
s Various other modifications wfll be apparent to and can be readily made by those skilled in the art without 

departing from the scope and spirit of this invention. Accordingly, it is not Mended that the scope of the claims 
appended hereto be limited to the description as set forth herein, but rather that the claims be broadly con- 
strued. 

10 

Claims 

1. A liquid crystal display device comprising: 

two substrates feeing each other, at least one of the substrates being transparent; 
15 electrodes disposed on inside surfaces of the respective substrates; 

a display medium which is provided between the two substrates and formed of polymer walls and 
liquid crystal regions partitioned by the polymer walls; and 
a plurality of pixels, 

wherein an interval a between a center of one liquid crystal region and a center of an adjacent liquid 
20 crystal region in a direction along a surface of the substrate is within a width of one pixel along the di- 

rection, and 80% or more of the intervals a satisfy the relationship: 3b/2 > a > b/2. where b Is an average 
of the intervals a. 

2. Amethod for manufacturing a liquid crystal display device having a plurality of pixels, comprising the steps 

25 Oft 

providing a mixture contain rig a photopolymerizabie compound and a liquid crystal material be- 
tween a pair of substrates, two substrates facing each other, at least one of the substrates being trans- 
parent electrodes being disposed on Inside surfaces of the respective substrates; and 

irradiating light to the mixture with a light intensity distribution in which light intensity of at least 
so one portion of each pixel is 90% or less of a maximum illuminance in a circular area which corresponds 

to 10 times the pixel area and whose center is situated in a center of the pixel. 

3_ A met hod for manufacturing a liquid crystal display device according to claim 2, wherein a photomask hav- 
ing a pattern with regularity is placed on the transparent substrate, and light is irradiated through the pho- 
33 tomask to the mixture provided between the substrates. 

4 A method for manufacturing a liquid crystal display device according to claim 3, wherein the pattern with 
regularfty is formed on the photomask, and the pattern covers 30% or more of at least each pixel. 

A method for manufacturing a liquid crystal display device according to claim 3, wherein the pattern with 
40 regularfty is formed on the photomask, a minimum repeating unit of the pattern has a size wit hin a circle 

having a diameter In the range of 1 jun to 50 jim, and an interval between a center of one unit and a center 
of an adjacent unit is h the range of 1 pm to 50 jim. 

& A method for manufacturing a liquid crystal display device according to claim 2, wherein the photomask 
45 having a pattern with regularity la placed inside one of the substrates, and light la irradiated through the 

photomask to the mixture provided between the substrates. 

7. A method for manufacturing a liquid crystal display device according to claim 0. wherein the pattern with 
regularity is formed on the photomask, and the pattern covers 30% or more of at least each pixel. 

50 

8. A method for manufacturing a liquid crystal display device according to claim 7, wherein the pattern with 
regularfty is formed on the photomask, a minimum repeating unit of the pattern has a size within a circle 
having a diameter In the range of 1 pinto 50 iim, and an Interval between a center of one unit and a center 
of an adjacent unit is In the range of 1 \an to 50 jim. 

55 

9. A liquid crystal display device comprising: 

two substrates racing each other, at least one of the substrates being transparent, electrodes dis- 
posed on inside surfaces of the respective substrates; and 

a display medium which Is provided between the two substrates and formed of polymer walls con- 
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talnlnga polymer as their main component and liquid crystal regions containing I Iquid crystal as their main 
component; 

wherein the liquid crystal regions are partitioned by the polymer walls and are close to the sub- 
strates, portions of the liquid crystal regions close to the substrates being In parallel with the substrates. 

10. A liquid crystal display device according to claim 9, wherein an orientation direction of a plurality of liquid 
crystal molecules contained In each of the liquid crystal regions is concentric along the polymer walls with- 
in a plane which is in parallel with the substrates. 

11. A liquid crystal display device according to claim 9. wherein each of the liquid crystal regions has a plurality 
of liquid crystal domains and an orientation direction of each of the liquid crystal domains is concentric 
along the polymer walls within a plane which is in parallel with the substrates. 

12. A liquid crystal display device according to claim 9, wherein each of the I iquid crystal regions has an inside 
liquid crystal domain situated In a center thereof, a polymer region surrounding an outside of the Inside 
liquid crystal domain, and a plurality of outside liquid crystal domains surrounding an outside of the poly- 
mer region; and the respective outside liquid crystal domains are aligned In a radial manner within a plane 
which is in parallel with the substrates. 

13. A liquid crystal display device according to claim 9, wherein the liquid crystal regions have a plurality of 
liquid crystal domains, and an orientation direction of each of the liquid crystal domains is different within 
a plane which is in parallel with the substrates. 

14. A liquid crystal display device according to claim 9, wherein the liquid crystal regions have a polymer re- 
gion positioned in the center thereof and a plurality of liquid crystal domains surrounding an outside of 
the polymer region, and the respective liquid crystal domains are aligned in a radial manner within a plane 
which Is in parallel with the substrates. 

15. A liquid crystal display device according to claim 9, comprising a plurality of pixels, wherein the liquid crys- 
tal regions are provided in at least one pixel. 

16. A liquid crystal display device according to claim 15, wherein at least one liquid crystal region contained 
in the pixel has a size of 30% or more of the pixel size. 

17. A liquid crystal display device according to claim 15, wherein an orientation direction of a plural ft y of liquid 
crystal mdecties contained in each of the liquid crystal regions Is concentric along the polymer walls with- 
in a plane which Is in parallel with the substrates. 

1ft. A liquid crystal display device according to claim 15, wherein each of the liquid crystal regions has a plur- 
ality of liquid crystal domains, and an orientation direction of each of the liquid crystal domains is con- 
centric along the polymer walls within a plane which is in parallel with the substrates. 

1 9. A liquid crystal display device according to claim 1 5, wherein the liquid crystal regions have an inside llqu id 
crystal domain positioned In a center thereof, a polymer region surrounding an outside of the Inside liquid 
crystal domain, and a plurality of outside liquid crystal domains surrounding an outside of the polymer 
region; and the respective outside liquid crystal domains are aligned in a radial manner within a plane 
which is In parallel with the substrates. 

20. A liquid crystal display device according to claim 15, wherein the liquid crystal regions have a plurality of 
liquid crystal domains, and an orientation direction of each of the liquid crystal domains Is different within 
a plane which is in parallel with the substrates. 

21. A liquid crystal display device according to claim 15, wherein the liquid crystal regions have a polymer 
region positioned In a center thereof and a plurality of liquid crystal domains surrounding an outside of 
the polymer region; and the respective liquid crystal domains are aligned In a radial manner within a plane 
which Is In parallel with the substrates. 

22. A liquid crystal display device according to claim 9, comprising a plurality of pixels, wherein two or more 
of the liquid crystal regions are entirely or partially provided In one pixel. 
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23. A liquid crystal display device according to claim 22, wherein the pixel has a longitudinal side of 200 urn 
or more. 

24. A liquid crystal display device according to claim 22, wherebi an orientation direction of a plurality of liquid 
crystal molecules contained In the liquid crystal regions are concentric along the polymer walls within a 
plane which is In parallel with the substrates. 

25. A liquid crystal display device according to claim 22, wherein each of the liquid crystal regions has a plur- 
ality of liquid crystal domains, and an orientation direction of each of the liquid crystal domains is con- 
centric along the polymer walls within a plane which is In parallel with the substrates. 

26. A liquid crystal display device according to claim 22, wherein each of the liquid crystal domains has an 
Inside liquid crystal domain positioned In a center thereof, a polymer region surrounding an outside of the 
Inside liquid crystal domain, and a plurality of liquid crystal domains surrounding an outside of the polymer 
region; and the respective outside liquid crystal domains are aligned in a radial manner within a plane 
which is in parallel with the substrates. 

27. A liquid crystal display device according to claim 22, wherein the liquid crystal region has a plurality of 
liquid crystal domains, and an orientation direction of each of the liquid crystal domains Is different within 
a plane which is in parallel with the substrates. 

28. A liquid crystal display device according to claim 22, wherein each of the liquid crystal regions has a poly- 
mer region positioned in a center thereof and a plurality of liquid crystal domains surrounding an outside 
of the polymer region, and the respective liquid crystal domains are aligned in a radial manner within a 
plane which b in parallel with the substrates. 

29. Aliquid crystal display device according to claim 9. wherein a plurality of liquid crystal molecules contained 
in each of the liquid crystal regions are aligned in a helical manner along a helical axis which is vertical 
with respect to the substrates. 

30. A liquid crystal display device according to claim 29, wherein the plurality of liquid crystal molecules con- 
tained in each of the liquid crystal regions are provided with a helical pitch of 15 um to 100 urn. 

31. A liquid crystal display device according to claim 9, wherein d x A n is in the range of 0.4 um to 1.1 um; 
and a distance between the substrates is in the range of 3 um to 10 urn, where d is a thickness between 
horizontal portions In each of the liquid crystal regions and Ante anisotropy of refractive Index thereof. 

32. A liquid crystal display device according to claim 9, wherein the display medium has a structure in which 
a liquid crystalline compound is fixed in the vicinity of an interface between the liquid crystal region and 
the polymer wall. 

33. A liquid crystal display device according to claim 32, wherein anisotropy of dielectric constant At^ of the 
liquid crystal region and anisotropy of dielectric constant Acp of the liquid crystalline compound have a 
relationship of Ael x Aep < 0. 

34. A liquid crystal display device according to daim 32, wherein the liquid crystalline compound has at least 
one of a fluorine atom and a chlorine atom and the liquid crystal region is formed from a liquid crystal 
material having at least one of fluorine atom and a chlorine atom in its molecule. 

35. A liquid crystal display device according to claim 34, wherein the liquid crystalline compound has an opt- 
ically active group in its molecule and the liquid crystal region is formed from ferroelectric liquid crystal. 

36. A liquid crystal display device according to claim 32, wherein the polymer walls are formed in a liqu id crys- 
tal state. 

37. A liquid crystal display device according to claim 36, wherein the liquid crystal regions and the polymer 
walls contain a dichrote dye. 

38. A liquid crystal display device according to claim 32, wherein the polymer walls are formed In a liqu id crys- 
tal state, and the polymer walls and the liquid crystal regions are In the same orientation when no voltage 
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is applied to the display medium. 

39. A liquid crystal display device according to claim 38, wherein at least one of the substrates has an orien- 
tation film In contact with the display medium, and the polymer walls and the liquid crystal regions are In 
the same orientation, based on the orientation film, 

40. A liquid crystal display device according to claim 39, wherein the liquid crystal regions and the polymer 
wails contain a dlchrolc dye. 

41. A liquid crystal display device according to claim 9, wherein anisotropy of dielectric constant Agl of the 
liquid crystal region and anisotropy of dielectric constant As? of the liquid crystafline compound have a 
relationship of Asl x As? < 0. 

42. A liquid crystal display device according to claim 9, wherein a remaining monomer ratio obtained from In- 
frared absorption caused by a double bond between carbons in the polymer wall and infrared absorption 
caused by acarbonyl group of an ester in the polymer wai is 10% or less. 

43. A liquid crystal display device according to claim 9, wherein a light-Intercepting mask Is placed on one of 
the substrates so that light-intercepting portions of the mask cover portions where the substrate and the 
polymer walls are In contact with each other. 

44. Aliquid crystal display device according to claim 43, wherein the light-intercepting mask is placed so that 
the light-intercepting portions thereof cover 50% or more of the respective portions where the substrate 
and the polymer walls are in contact with each other. 

45. A liquid crystal display device according to claim 9, wherein orientation films are respectively formed on 
the electrodes mounted on the substrates. 

46. A liquid crystal display device according to claim 45, wherein the orientation films are uniaxial ly aligned 
by an orientation treatment 

47. A liquid crystal display device according to claim 45, wherein at least one of the orientation films contain 
a p hotop orymeriza tion Initiator. 

48. A liquid crystal display device according to claim 9, wherein a polarizing plate is provided outside of at 
least one of the substrates. 

49. A met hod for manufacturing a liquid crystal display device having a plurality of pixels, comprising the steps 
of: 

providing a mixture containing a photopolymerizabie compound and a liquid crystal material be- 
tween a pair of substrates, two substrates facing each other, at least one of the substrates being trans- 
parent, and electrodes being disposed on inside surfaces of the respective substrates, thereby forming 
a cell; and 

irradiating the mixture with light under the condition that intensity of light is reduced in predeter- 
mined portions of the mixture, thereby forming a display medium between the substrates, the display me- 
dium having polymer wails containing a polymer as their main component and liquid crystal regions con- 
taining liquid crystal as their main component 

50. A method for manufacturing a liquid crystal display device according to daim 49, wherein the predeter- 
mined portions correspond to at least one pixel, whereby the liquid crystal regions are provided In at least 
one pixel. 

51. A method for manufacturing a liquid crystal display device according to claim 49, wherein an area of each 
of the predetermined portions corresponds to 30% or more of each pixel area, whereby at least one liquid 
crystal region contained in the pixel is made 30% or more of the pixel area. 

52. A method for manufacturing a liquid crystal display device according to claim 49, wherein means for re- 
ducing Intensity of light is a photomask, and the photomask is placed on the side of the display medium 
of one of the substrates. 
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63. A method for manufacturing a liquid crystal display device according to claim 49, wherein the mixture is 
Irradiated with light through a photomask, the photomask having a plurality of masking portions for form- 
ing the liquid crystal regions and each of the masking portion having at least one light transmission hole 
at least In a center thereof, whereby liquid crystal domains are formed In a radial manner In each of the 
liquid crystal regions. 

54. A method for manufacturing a liquid crystal display device according to claim 53, using a photomask hav- 
ing masking portions for forming the liquid crystal regions, each of the masking portions having a light 
transmission hole in a center thereof and light transmission slits disposed in a radial manner around the 
transmission hole. 

65. A method for manufacturing a liquid crystal display device according to claim 49, wherein the mixture is 
irradiated with light while alternating a light-Irradiating period and a non light-irradiating period. 

56. A method for manufacturing a I fquid crystal display device according to claim 49, wherein the mixture fur- 
ther contains a compound having effects for suppressing photopolymerizatJon. 

57. A method for manufacturing a liquid crystal display device according to claim 49, wherein the display me- 
dium having walls containing a polymer as their main component and liquid crystal regions containing liq- 
uid crystal as their main component is formed between the substrates by irradiating light to all of the por- 
tions or part thereof excluding the pixels. 

58. A method for manufacturing a liquid crystal display device according to claim 57, wherein light which is 
irradiated to all of the portions or part thereof excluding the pixels Is linear light 

59. A method for manufacturing a liquid crystal display device according to claim 57, wherein light irradiation 
to all of the portions or part thereof excluding the pixels is conducted whOe spot light in a dot shape is 
moved. 

60. A method for manufacturing a liquid crystal display device according to claim 49, wherein means for re- 
ducing intensity of light is an insulating film formed on the electrode of one of the substrates, and the 
display medium having walls containing a polymer as its main component and liquid crystal regions con- 
taining liquid crystal as its main component is formed between the substrates by irradiating light to the 
mixture from the side of the substrate on which the insulating f am is formed. 

61. A method for manufacturing a liquid crystal display device according to claims 49, wherein the step of 
forming a cell te conducted by attaching the two substrates after providing the mixture on one of the sub- 
strates. 

62. A method for manufacturing a liquid crystal display device according to claim 49, wherein polarizing plates 
are formed on external surfaces of the two substrates. 

63. A method for manufacturing a liquid crystal display device having a plurality of pixels, comprising the steps 
oft 

forming an orientation film containing a photopolymenzation initiator on at least one of a pair of sub- 
strates, two substrates facing each other, at least one of the substrates being transparent, and electrodes 
being disposed on Inside surfaces of the respective substrates; 

subjecting the substrate on which the orientation film is formed to a rubbing treatment in one di- 
rection; 

providing a mixture containing a photopolymerizable compound and a liquid crystal material be- 
tween the pair of substrates after the rubbing treatment; and 

forming a display medium having polymer walls containing a polymer as thetor main component and 
liquid crystal regions containing liquid crystal as their main component by curing the photopolymerizable 
compound. 

64. A method for manufacturing a liquid crystal display device according to claim 63, wherein the photopoly- 
merizable compound contained in the mixture contains a liquid crystalline compound having at least one 
polymerizable functional group In its molecule. 



65. 



A method for manufacturing a liquid crystal display device according to claim 64, wherein a compound 
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having a potymerizable functional group, at least one of a fluorine atom and a chlorine atom in its molecule 
Is used as the liquid crystalline compound, and a liquid crystal mate rial having at least one of a fluorine 
and a chlorine atom in its molecule Is used for the liquid crystal regions. 

66. A method for manufacturing a liquid crystal display device according to claim 65, wherein a compound 
having a polymeria We functional group and an optically active group in its molecule Is used as the liquid 
crystalline compound, and ferroelectric liquid crystal la used for the liquid crystal regions. 

67. A method for manufacturing a liquid crystal display device according to claim 63, wherein UV-rays are 
irradiated to the mixture so that portions where the liquid crystal regions are to be formed become weak 
light-irradiated regions, thereby optically polymerizing the photopoJymerizable compound. 

68. A method for manufacturing a liquid crystal display device according to claim 67, wherein means for form- 
ing weak light-Irradiated regions Is a photomask, and the photomask Is placed on the side of the display 
medium of one of the substrates. 

69. A method for manufacturing a liquid crystal display device according to claims 63, wherein the step of 
forming a cell is conducted by attaching the two substrates after providing the mixture on one of the sub- 
strates. 

70. A method for manufacturing a liquid crystal d is pi ay device according to claim 63, wherein polarizing plates 
are formed on external surfaces of the two substrates. 

71. A met hod for manufacturing a liquid crystal display device having a plurality of pixels, comprising the steps 
oft 

forming a thin film pattern containing a photoporymerization initiator on one surface of at least one 
of a pair of substrates, the substrates respectively having electrodes and at least one of the substrates 
being transparent; 

providing a mixture containing a polymerizable compound and a liquid crystal material between the 
pair of substrates, at least one of the substrates having the thin film pattern, thereby forming a cell; and 

forming a display medium between the substrates by curing the polymerizable compound, the dis- 
play medium having polymer walls containing a polymer as their main component and liquid crystal regions 
containing liquid crystal as their main component 

72. A method for manufacturing a liquid crystal display device according to claim 71, wherein the polymeri- 
zation initiator is a photoporymerization initiator, the polymerizable compound is a photopoJymerizable 
compound, a photomask allowing 50% or mora of the thin flm pattern to be exposed is placed outside 
of one of the substrates, and light is irradiated to the photopolymerizable initiator and the photopoJymer- 
izable compound through the photomask to cure the photopolymerizable compound. 

73. A method for manufacturing a liquid crystal display device according to claim 72, wherein the photopoly- 
merizable compound contained in the mixture contains a liquid crystalline compound having at least one 
Mid of polymerizable functional group at its molecule. 

74. A method for manufacturing a liquid crystal display medium according to claim 73, wherein a compound 
having a polymerizable 1u notion aJ group, and at least one of a fluorine atom and a chlorine atom in its mol- 
ecule is used as the liquid crystalline compound; and a liquid crystal material having at least one of a flu- 
orine atom and a chlorine atom in its molecule is used for the liquid crystal regions. 

75. A method for manufacturing a liquid crystal display device according to claim 73, wherein a compound 
having a polymerizable functional group and an optically active group In its molecule is used as the liquid 
crystalline compound and ferroelectric liquid crystal Is used for the liquid crystal regions. 

76. A method for manufacturing a liquid crystal display device according to claim 71, wherein UV-rays are 
irradiated to the mixture so that portions where the liquid crystal regions are to be formed become weak 
light-irradiated regions, thereby optically polymerizing the polymerizable compound. 

77. A method for manufacturing a liquid crystal display device according to claim 71, wherein the polymeri- 
zation initiator Is a heat polymerization Initiator, the polymerizable compound Is a heat poJymertzable com- 
pound, and the heat polymerization initiator and the mixture are heated to cure the heat polymerizable 
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compound. 

78. A method for manufacturing a liquid crystal display device according to claims 71, wherein the step of 
forming a cell Is conducted by attaching the two substrates after providing the mixture on one of the sub- 
strates. 

79. A method for manufacturing a liquid crystal display device according to claim 71 , wherein polarizing plates 
are formed on external surfaces of the two substrates. 

80. A method for manufacturing a liquid crystal display device having a plurality of pixels, comprising the steps 
oft 

providing a mixture between a pair of substrates facing each other, thereby forming a ceil, at least 
one of the substrates being transparent electrodes being disposed on inside surfaces on the respective 
substrates, the mixture containing a liquid crystal material, a polymerizable liquid crystalline material hav- 
ing a liquid crystalline functional group In Its molecule, a polymerizable compound, and a polymerization 
Initiator, anlsotropy of dielectric constant Ast of the liquid crystal material and a nisotropy of dielectric con- 
stant Asp of the polymerizable liquid crystalline material having a relationship of As L x As P < 0, and 

forming a display medium between the substrates by polymerizing the polymerizable compound, 
the display medium having polymer wails containing a polymer as their main component and liquid crystal 
regions containing liquid crystal as their main component, providing the liquid crystalline functional groups 
in the liquid crystal regions to fix a liquid crystalline polymer on the polymer walls. 

81. A method for manufacturing a liquid crystal display device according to claim 80, wherein the polymeriz- 
able compound is a photopofymerizable compound, the polymerization Initiator is a photopolymerizatfon 
Initiator, and the polymerizable compound Is optically polymerized. 

82. A method for manufacturing a liquid crystal display device according to claim 81, wherein UV-rays are 
irradiated to the mixture so that portions where the liquid crystal regions are to be formed become weak 
light-irradiated regions, thereby optically polymerizing the mixture. 

83. A met hod for manufacturing a liquid crystal display device according to claim 82, wherein means for form- 
ing the weak light-irradiated regions is a photomask, and the photomask is placed on the side of the dis- 
play medium of one of the substrates. 

84. A method for manufacturing a liquid crystal display device according to claim 80, wherein the polymeriz- 
able compound is a heat polymerizable compound, the polymerization initiator is a heat polymerization 
initiator, and the polymerizable compound is polymerized by heating. 

85. A method for manufacturing a liquid crystal display device according to claim 80, wherein a compound 
having at least one of a fluorine atom and a chlorine atom in its molecule Is used as the liquid crystal ma- 
terial and the polymerizable liquid crystalline material. 

88. A method for manufacturing a liquid crystal display device according to claims 80, wherein the step of 
forming a cell is conducted by attaching the two substrates after providing the mixture on one of the sub- 
strates. 

87. A met hod for manufacturing a liqu id crystal display device according to claim 80, wherein the step of form- 
ing a cell comprises the steps of: 

coating the mixture onto one of the substrates, the mixture further containing a solvent capable of 
homogeneously dissolving the liquid crystal material and the polymerizable liquid crystalline material; 

removing the solvent from the mixture coated onto one of the substrates by evaporation to provide 
the liquid crystaDlne functional groups In the liquid crystal regions, thereby fixing a liquid crystaDine com- 
pound on the polymer wails; and 

placing tha other substrate on the substrate on which the mixture Is coated. 

88. A method for manufacturing a liquid crystal display device according to claim 80, wherein polarizing plates 
are formed on external surfaces of the two substrates. 

89. Amethod for manufacturing a liquid crystal display device having a plurality of pixels, comprising the steps 
oft 
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providing a mixture between a pair of substrates facing each other, thereby forming a cell, at least 
one of the substrates being transparent, electrodes being disposed on inside surfaces of the respective 
substrates, the mixture containing a liquid crystal material, a photopoiymertzable compound, a photopo- 
lymerizatton Initiator, and a radical generating agent; 

irradiating light to the mixture to cause a phase separation, thereby obtaining a stats in which liquid 
crystal regions are dispersed in the polymer walls; and 

thermally decomposing the radical generating agent by heating the display medium. 

90. A method for manufacturing a liquid crystal display device according to claim 89, wherein UV-rays are 
irradiated to the mixture so that portions where the liquid crystal regions are to be formed become weak 
light-irradiated regions, thereby optically polymerizing the poly meriza bis compound. 

91. A method for manufacturing a liquid crystal display device according to claim 90, wherein means for form- 
ing the weak light-irradiated regions is a photomask, and the photomask is placed on the side of the dis- 
play medium of one of the substrates. 

92. A method for manufacturing a liquid crystal display device according to claim 89. wherein a liquid crystal 
material of at least one of a fluorine type and chlorine type Is used as the liquid crystal material. 

93. A method for manufacturing a liquid crystal display device according to claim 89, wherein the photopdy- 
merizable compound contains a photopoJymerfzable liquid crystal compound. 

94. A method for manufacturing a liquid crystal display device according to claims 89, wherein the step of 
forming a cell is conducted by attaching the two substrates after providing the mixture on one of the sub- 
strates. 

95. A met hod for manufacturing a liquid crystal display device according to claim 89, wherein polarizing plates 
are formed on external surfaces of the two substrates. 
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